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a cyclone was the 
hit of the show?! 


Back in ‘35 at the Amphitheatre in Chicago, Lindberg’s 
CYCLONE Furnace was the hit of the show... 

because it brought to every heat treater a new and better 
way to do his job! The CYCLONE Furnace— 

our first product, was the first practical 100% forced 
convection furnace. It represents a basic improve- 
ment in existing equipment—it has never been 
successfully imitated. 

Through the years we have grown in size and in the 
scope of the products we produce. We will have 

the products of eight divisions on display at this year’s 
show—many of these products representing basic 


improvements in the tools of your trade. 


on display: 

HEAT TREATING FURNACES 
MELTING FURNACES 

HIGH FREQUENCY EQUIPMENT 
ELECTRICAL EQUIPMENT 
LABORATORY EQUIPMENT 

AiR & HYDRAULIC EQUIPMENT 
FABRICATION 

AUTO ACCESSORIES 


Be sure to see our exhibit — Booth # 1204— National Metal Congress, Amphitheatre, Chicago, October 23——27, 1950 


LINDBERG ENGINEERING COMPANY 


2466 W. Hubbard Street e Chicago 12, Illinois 
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1, Medium carbon “Chrom-X” is a ladle addition. 

2. Provides ferrochrome in the molten state 

3. High chromium recoveries with uniform distribution. 

4. Decreased furnace time and considerable saving of fuel 

5. Heat can be tapped with lower degree of oxidation 
because of lower carbon content of the alloy 

6. No weighing or analyzing necessary. Packed 25¢ Cr. 
ond .5¢ C. per carton. 


7, Easier handling and storing 


EXOTHERMIC 
ALLOYS 
SALES & 
SERVICE INC. 


30! East 138th St. 
Chicago 27, Ill. 


Exclusive Agents in the United States for Chromium Mining & Smelting Corpn ltd., Pacific Northwest Alloys, Inc. 


“CHROM-X” "SIL-X" "CHROM-SIL-X" 
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“CARBON “CHROM-X” ADDITION TO A 150-TON HEAT 
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...A HANDY CALCULATOR 
for Annealing Alloy Steels 
to Produce Both Lamellar and Spheroidal Structures 


It was prepared for you by Republic Metallurgists—to help 
you obtain positive results when annealing alloy steels. 


This handy slide calculator provides data on standard 
EPUBLIC AISI analyses ranging from 1035 to 9850—for both 
conventional and isothermal anneal. One side gives 
P information for producing lamellar structures, the 
WAND other for spheroidal structures. 
Get your annealing calculator now ...ITS FREE... 
A | | 1 y Just fill in and mail this coupon 
REPUBLIC STEEL CORPORATION, ADVERTISING DIVISION 
3106 East 45th Street, Cleveland 27, Ohio 
: Please send me your handy Calculator for Anneuling Alloy Steels. 


THE TOUGHER THE TASK. . .THE MORE THEY SAVE Tithe 


Company 


Street 


ou’ve been looking for... 
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U-S‘S 27 (TYPE 446) STAINLESS STEEL ie 
used in the bustion chamber of this farm-size 
crop drier because of ite superior resistance to 
corrosion and its ability to retain strength at high 
temperatures. Resistant to oxidation up to 
2000°F. it is especially suited for air and gas pre- 
heaters and furnace parts. (The All-Crop Dryer 
js produced by American Crop Drying Equip- 
ment Co., Crystal Lake, Ill.) 


USS STAINLESS STEEL in various forms is used 
in this water-pressure operated commercial dish- 
washer: stainless steel tubing in the revolving 
wash arms, and strip and sheet in the housing 
and telescoping hood, (Built by Gresham and 
Company,Inc., Kansas City, Mo.) 


1192—JOURNAL OF METALS, OCTOBER 1950 


SPUN OUT OF US'S 17-TV —a new, lower-cost grade of stainless steel 
especially developed for this purpose—the cone of the newest type of 
metal and glass television tube costs less and weighs less than before, has 
helped to bring down the price of television sets. U-S°S 17-TV has an 
appropriate coefficient of expansion for sealing to the glass face. 


U-S*S 18-8S (TYPE 304) has high corrosion resistance and good welding 
properties. Is used in the tanks of this 7,700 gal. petroleum hauling unit 
to provide long life, corrosion resistance and to protect the purity of 
the product. (Built by Clough Equipment Service Co., Seattle, Wash.) 


} / 


HE famous “U-S-S” trade-mark identifies stain- 

less steel of the finest quality. For three impor- 
tant reasons it is to your advantage to make certain 
that whenever you use stainless steel, you get US'S 
Stainless: 

First, the steel itself. The superior properties of 
stainless steel depend on accurate composition and 
skillful heat treatment. Thanks to precision control, 
specialized equipment and skilled men, who work at 
nothing but stainless steel, you have the greatest 
assurance of uniform high quality when you specify 
U'S'S Stainless Steel. 

Second, availability. You can obtain U-S‘S Stainless 
Steel in practically every standard analysis, and when 
necessary in various modifications; in the widest range 
of sizes, shapes, forms and finishes. Popular grades 


} 


“EVERY REQUIREMENT of our rigid spec ifications 
was met by U-S’S Stainless Steel,” says F. W. 
Knowles, president of the Belt [ce Corporation, 
Seattle, Wash. In this machine which produces 
crushed ice on a continuous basis, the flexible freez- 
ing belt must have a non-porous surface, must be 
free of surface defects to avoid concentrated 
stresses due to cold working, must have 
maximum resistance to erosion and corro- 
sion. U-S’S 18-8 (Type 302) Stainless Steel 
strip has given excellent service. 


AMERICAN STEEL & WIRE COMPANY, CLEVELAND - CARNEGIE-ILLINOIS STEEL CORPORATION, PITTSBURGH 


and sizes can be obtained promptly from warehouse 
stocks in principal cities. 

Third, experienced consulting service. We can offer 
you every technical cooperation and assistance you 
may need. It is well to remember that U-S’S Stainless 
Steels cover a complete family of superior steels that 
differ considerably in their characteristics , . . in their 
resistance to corrosion . . . in their strength under 
extremes of temperature . . . in their hot and cold 
working properties, etc. They also differ considerably 
in cost. 

That is why it is advisable to talk over your prob- 
lems with our engineers. They know what stainiess 
steel has done and what it will do in almost any kind 
of service. Their suggestions can be extremely helpful 
in selecting the proper stainless for your needs — and 
in its efficient fabrication as well. 

For the complete story of U-S’S Stainless Steel, 
send for a free copy of our book, “An Introduction to 
U'S'S Stainless Steel.” You'll find it interesting 
whether you are designing for Stainless Steel, fabri- 
cating with Stainless or using Stainless in the equip- 
ment you operate. Write to United States Steel Sub- 
sidiaries, 2145 Carnegie Building, Pittsburgh 30, Pa, 


COLUMBIA STEEL COMPANY, SAN FRANCISCO - NATIONAL TUBE COMPANY, PITTSBURGH - TENNESSEE COAL, IRON & RAILROAD COMPANY, BIRMINGHAM 


SHEETS STRIP - PLATES - 


UN 


T ED 


UNITED STATES STEEL SUPPLY COMPANY, WAREHOUSE DISTRIBUTORS, COAST-TO-COAST - UNITED STATES STEEL EXPORT COMPANY, NEW YORK 


U-S°S STAINLESS STEEL 


BARS - ‘BILLETS PIPE - 


US'S 19-9MO [TYPE 317) as used in these storage tanks for a heavy 
chemicals plant, insures superior resistance to extremely 
conditions, particularly in applications where pitting may occur. 
has high creep strength at elevated temperatures. (Tanks shown 
are manufactured by Wyatt Metal & Boiler Works, Houston, Texas.) 


° WIRE SECTIONS 
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PROFESSIONAL SERVICES 


Limited to AIME members, or to com- 

panies that have at least one AIME 

member on their staffs. Rates $40 per 
year per inch. 


ENGINEERS 
METALLURGISTS 
CONSULTANTS 
Small Jobs Welcomed 
SAM TOUR & CO., INC. 
Laboratories and offices 


44 Trinity Place 
New York 6, N. Y. 


Deal With Confidence 
Where you see this sign 


MAX STERN 
Consulting Engineer 


Expert for Scrap Recovery and Shipwrecking 
- Modernization of Plants and Yards for 
Ferrous and Nonferrous Metal Scrap 


150 BROADWAY NEW YORK 7, N. Y. 


Lewis B. LINDEMUTH 


140 CEDAR STREET wiw YORK 6 


STEEL PRODUCTION. 


Frank B. Foster, Inc, 
INDUSTRIAL PLANTS 


ROLLING MILLS 


2217 Oliver Building 
Pittsburgh 22, Pennsylvania 


R. S. DEAN LABORATORIES, INC. 
Consulting, Research Development 
Chemistry, Electrochemistry, & Metallurgy 
Laboratory Research on a Contract Basis 
$810—47TH AVENUE AP.282) 

RIVERDALE, MD. 
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Authors In This Issue 


R. Balluffi (p. 1219) is Research Metallurgist for 
Sylvania Electric Products Inc., Bayside, L. I., and 
was formerly with the Naval Research Lab in Wash- 
ington, D. C. He studied at MIT, received his BS 
and Sc. D. degrees, and is a Student Associate of 
AIME 


Earl C. Roberts (p. 1210) is associated with MIT as 
Research Assistant, having formerly held the same 
position at Armour Research Foundation. A gradu- 
ate of Montana School of Mines and MIT, he holds 
B.S. and MS. degrees. Fishing, camping, and moun- 
tain climbing occupy the spare time of this Junior 
Member of AIME 


C. S. Reberts (p. 1211) is Research Assistant and 
a graduate student at MIT. He received his B. Met 
E. from RPI, and his MS. from MIT. A Student 
Associate of AIME, he likes photography and music 


Hsun Hu ‘p. 1214), Graduate Student in Metallurgy 
at the Univ. of Notre Dame, was born in China, and 
was formerly Assistant Engineer for the National 
Resources Commission of China. He studied at 
Chiao-Tung Univ. in China, and Lehigh University, 
receiving BS. and MS. degrees. A Student Associate 
of AIME, he has previously contributed to Transac- 
tions 


F. D. Rosi ‘p. 1217). See Journal of Metals, Sep- 


tember, 1950 


Edmund N. Mazza ‘p. 1218) is Metallurgist for Ek- 
strand & Tholand, Inc. He studied at Fordham Univ 
and Stevens Institute of Technology, and received 
his B.S. and M.S. degrees 


J. B. Newkirk (p. 1249) is continuing research 
under a Fulbright Award at Cambridge University, 
England. He received his B. Met. E. degree from 
RPI, and his MS. and D. Sc. degrees from Carnegie 
Institute of Technology. A Student Associate of 
AIME, he likes skiing, canoeing, and musical activities 


R. M. Treco ‘p. 1274) is at MIT, and has been 
Metallurgist for E. I. du Pont de Nemours, General 
Electric Co.. and Remington Arms Co. An AIME 
member, he attended Lehigh Univ. for his BS. de- 
gree. His hobbies are photography, wood and metal 
working, and electronics 


P. A. Beck ‘p. 1214). See Journal of Metals, Sep- 


tember, 1949 


W. R. Opie (p. 1237) is Research Metallurgist for 
Titanium Div., National Lead Co., having previously 
held a similar position for American Smelting and 
Refining Co. Born in Butte, Montana, he received 
his B.S. from Montana School of Mines, and his Sc. D 
degree from MIT. An AIME member, he likes golf 
and fishing 


N. J. Grant (p. 1237) is Associate Professor of Met- 
allurgy at MIT. He has also been Open Hearth Met- 
allurgist for Bethlehem Steel Co., and Research As- 
sociate at MIT. Carnegie Tech and MIT awarded him 
B.S. and Sc. D. degrees. A member of AIME, he has 
presented several papers mostly on steelmaking 


Cc. A. Wert (p. 1242) is Research Associate Professor 
of Mining and Metallurgy at Univ. of Illinois. Until 
this fall term, he was Instructor at the Institute for 
the Study of Metals, and had previously been asso- 


R. Balluffi 


C. S. Roberts 


E. N. Mazza 
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Authors In This Issue 


N. J. Grant 


F. W. Daniels 


H, R. Ogden 


8. H. Alexander 


ciated with the MIT Radiation Lab. He holds a BA 
from Morningside College, and MS. and Ph.D. de- 
grees from Iowa State. His hobbies are hiking, fish- 
ing, gardening, and photography. 


F. W. Daniels (p. 1245) is Metallurgist at General 
Electric in Pittsfield, Mass. He was formerly with the 
US. Air Force, and had been Welding Research Fel- 
low at Rensselaer Polytechnic Inst. where he received 
his B. Met. E. degree. He enjoys bowling, golf, and 
photography. 


C. G. Dunn (p. 1245) is Research Physicist, General 
Electric Co., in Pittsfield. He obtained his B.A. at 
Montana State, and his Ph.D. at Univ. of Illinois, 
where he was also Graduate Assistant in Physics 
An AIME member, he has previously contributed sev- 
eral papers. Bird Watching is his hobby 


M. J. Bolton (p. 1245), Group Leader in Nonferrous 
Metallurgy, for General Flectric Co. in Pittsfield, was 
born in England. After earning his B.S. degree at 
University of Alabama, he was Research Assistant on 
the Manhattan Project. His hobbies are golf, bowling, 
and building ship models. 


“A. H. Geisler (p. 1249) is Research Associate at 
General Electric Lab in Schenectady, N. Y., and was 
formerly Research Metallurgist for Aluminum Re- 
search Lab. He studied at Carnegie Institute of Tech- 
nology for his B.S. and D. Sec. degrees. An AIME 
member, he has presented several papers before the 
Institute, and in 1944 was co-recipient of the IMD 
award 


D. L. Martin (p. 1249) is Research Associate for 
General Electric Co. at Schenectady, N. Y. He stud- 
ied at Penn State and Yale, receiving B.S. and D. Eng 
degrees. He is a member of AIME 


D. J. Maykuth ‘p. 1261) is Research Engineer at 
Battelle Memorial Institute. after serving in the 
Army as a Corporal in Biological Warfare. He was 
born in Detroit, and received his B.S. in Met. E. de- 
gree at Michigan College of Mining & Technology. An 
AIME member, he plays golf 


H. R. Ogden (‘p. 1261) is associated with Battelle 
Memorial Institute as Research Metallurgist. He was 
formerly a Captain in Army Ordnance. Michigan 
College of Mining & Technology awarded him a B.S 
in Met. E. degree. A Junior Member of AIME, he likes 
golf and gardening 


R. I. Jaffee (p. 1261). See JourNaL or MerTALs, Sep- 
tember, 1949 


B. H. Alexander (‘p. 1267) is associated with Syl- 
vania Electric Products Co. at Bayside, L. I. He stud- 
ied for his B.S. at Montana School of Mines, and his 
M.S. and D.Sc. degrees at Carnegie Institute of Tech- 
nology, where he became Assistant Professor of 
Metallurgy. He is an AIME member 


F. N. Rhines ‘p. 1267) is Professor of Metallurgy 
and Member of Staff of the Metals Research Lab, 
Carnegie Institute of Technology. A long time mem- 
ber of AIME, he has contributed numerous articles 
to the Institute 


The amazing crayons that tell 
temperatures. If you mark your 
workpiece with the appropriate 
TEMPILSTIK® the mark will melt when 
the specified temperature is reached. 
Available in temperatures from 113° 
to 1600° F. Can be supplied also in 
pellet or liquid form. Write for 
information. 


POLISHING COMPOUND 


"C-RO" is o relatively heavy, metal- 
tographic, polishing compound in 
which small, sharp uniform particles 
provide a fast, sure and flawless cut- 
ting action. It polishes without bur- 
nishing. Write for Bulletin 208. 


1947 FIFTH AVE 
BURRELL 
PENNSYLVANIA 
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THOUSANDS OF MEN® INTERESTED IN METALS VISIT THE 


METAL SHOW 


TO GET YOUR HELP IN ACHIEVING “ECONOMY-IN-PRODUCTION” 


@ The Metal Show is Tops! At the 
Metal Show in Cleveland last fali 
35,588 men viewed the exhibits— 
for years, the attendance of Execu- 
tives, Metal Engineers and Buying 
Othcials has exceeded 40,000. The 
Metal Show in Chicago next October 
will draw at least 40,000 men that 
are tnterested in anything and 
everything that will help them 
achieve “Economy-in-Production” 

And these men BUY! For example: 
22% of last year’s visitors decided 


to buy something they saw at the 


Metal Show. 10% bought some- 
thing different irom what they 
planned after seeing it at the Metal 
Show. And 20% completed a deci- 
sion to buy something atter secing 
it displayed at the Metal Show. 


Nearly 400 manufacturers will 
exhibit at the Show. Be among 
them and secure your space NOW. 
Write, wire or phone W. H. Eisen- 
man, Managing Director, 7301 
Fuclid Avenue, Cleveland 4, Ohio, 
(UTah 1-0200) for floor plan and 


space reservation. 


*35,588 Metal Men attended the Show in Cleveland last fall. Attendance 
Report No. 4 tells why they came, when they came, how long they stayed and 
what they thought. If you haven't received your copy, write for it. 


Institute of Metals Div. 
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Short Cuts... 


Jacobs Aircraft Engine Co. has 
been reacquired by Republic Indus- 
tries, Inc., a wholly-owned sub- 
sidiary of Barium Steel Corp. The 
aircraft company, which now 
builds radial engines, can produce 
four-cylinder and six-cylinder op- 
posed air-cooled engines. 


Resistance Welder Mfgrs. Assn. 
has moved from 505 to 1900 Arch 
St., Philadelphia. 


Solar Steel Corp. has acquired the 
plants of Miller Stee] Sales, Inc., 
Philadelphia, and will stock a com- 
plete line of general steel products. 
The corporation recently bought 
the former Edgar T. Ward steel 
plants in Cincinnati, Detroit and 
Cleveland. In addition, Solar plans 
to double the steel processing fa- 
cilities of its Union, N. J. plant. 


U. S. Steel Corp. reported ship- 
ments of steel products in the first 
six months of 1950 amounted to 
11,248,427 net tons, an increase of 
480,770 tons over the same period 
last year, establishing a new rec- 
ord for the company. Income for 
the first half of the year was an 
increase of $25,026,973 over last 
year, totaling $119,079,238. 


Kropp Forge Co. announced that 
sales were running about 34 pct 
ahead of last year, and that 
monthly dollar volume by the year 
end may reach that of the peak 
wartime year of 1944. 


Porcelain Metal Products Co., Pitts- 
burgh, has recently undergone a 
change in ownership, but will re- 
tain the same name. 


International Nickel Co. has 
awarded a special contract to the 
research division of NYU College 
of Engineering, covering studies of 
the dimensional stability of stain- 
less steels and of the nature of 
rupture in stress-rupture tests. 


Ardec, Inc., has been formed to 
specialize in the production of pre- 
cision parts and assemblies on a 
production basis, and is located at 
Media, Pa 


Vulcan Mold & Iron Co., Latrobe, 
Pa., will build a new pliant for the 
manufacturer of 50,000 tons a year 
of ingot molds and accessories, at 
Lansing, Mich 


Rem-Cru Titanium, Inc., is the new 
company formed by Remington 
Arms Co. and Crucible Steel Co. of 
America to produce titanium metal 
and titanium alloy products. The 
new company will supply bar, 
sheet, plate, forgings, ingots, and 
billets in both commercially pure 
and alloyed titanium 


When you buy any of the prod- 
ucts shown on this page for fur- 
nace or mill or forging floor, it 
will pay you to specify BROSIUS. 
Wherever you see the well-known 
mark of BROSIUS, you'll find 


equipment keenly and specifically 


designed to do the best job accord- 
ing to the needs of the plant for 
which it was intended . . . you'll 
find ruggedly-built and sensibly- 
engineered machinery easy to 
operate and maintain, Write with- 
out obligation for detailed infor- 
mation on any BROSIUS product. 


Call on us today. 


_ for the keenest product-engineering 
4 : 
— 
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Engineering Societies Personnel Service 


+ 8 W. 40th St. New York 18 Farnsworth A Detroit; Post St. San Fran- 


cisco; 84 Re Chicago |. Applicant 


Positions Open 


Assistant Plant Engineer, electrical graduate, with two to three 
years’ industrial power experience in metallurgical and chemical 
field. Salary open. Location, New Jersey. Y4103(b) 


Production Foreman, 35-45, with at least ten years’ experience on 
metal stamping and assembly, to supervise shop in photo accessories 
field. Salary open. Location, Brooklyn, N. Y. Y¥4045 


Draftsman, young, with some mining and metallurgical plant de- 
Sign experience, to be trained for more important work. Permanent 
position in Southwest with some traveling in Mexico. Y3829 


Engineers. (a) Mechanical or Mining Engineers for office engi- 
neering work, with some previous experience with belt conveyors, 
bins, hoppers and bulk material handling. Salary, $3600-$4800 a 
year. (b) One mechanical and one electrical engineer with some 
experience in mechanical and electrical layout, machine shop and 
some design as connected with strip mining. Salary, $5400 to $6000 
a year. Location, New York, N. Y. Y3783 


« furnaces for research and continuous produc 
requirine hydrogen atmosphere with very low dew 
at temperatures reaching F and above. are desianed 
wr Engineers to meet cisid heating reauirements 


Shown above Harper controlled atmosphere sintering 


ATTENDING fernace weed ip the laboratory of 9 well-known metal products 


manufacturer for research in powder metallures This Harper 


all 
SHOW? Write " information on special process furnaces to mee 
sour requirements 
VISIT HARPER ELECTRIC FURNACE CORPORATION 


BOOTH 2554 1456 BUFFALO AVENUE NIAGARA FALLS. NEW YORK 
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Research Associate, Master's 
Doctor’s degree in metallurgy or 
chemistry, with strong background 
in physical chemistry. Should have 
some experience in laboratory with 
high temperature furnace and vac- 
uum apparatus. Salary, $3500 to 
$4000 a year. Location, New York, 
N. Y. Y3773. 

Assistant Shop Superintendent 
who has had experience in a steel 
fabricating shop, for a shop fabri- 
cating structural steel, miscellane- 
ous and ornamental iron and re- 
sistance welded grating. Location, 
Tennessee. Y3541 

Steel Buyer, not over 45, prefer- 
ably mechanical graduate, with at 
least ten years’ experience in the 
purchase of all types of process 
steel. Salary, $10,000 a year. Loca- 
tion, New York, N. Y3531l(a) 


Metallurgical Engineer, graduate, 
with five to six years’ experience in 
flotation and ore dressing, prefer- 
ably in nonmetallic flotation but 
experience in metallic concentra- 
tion would be considered, to under- 
go a training period in the mining, 
washing, and flotation of phos- 
phate rock, and later assume a 
supervisory position on the night 
shift. Work will be substantially on 
night operations. Location, Florida. 
Y3195 


Men Available 


Physical Metallurgist, DEng. of 
Technische Hochschule Stuttgart, 
24, single, present instructor at the 
former Kaiser-Wilhelm Institute 
for Metallforschung in Germany 
Experience metallography with 
electron-microscope. Desires posi- 
tion research or teaching for emi- 
gration to U.S. Speaks good Eng- 
lish. M-583 


Physical Metallurgist, Ph.D. Age 
27, married. Desires position teach- 
ing or research. Prefers West Coast 
but will settle elsewhere. M-585. 
Recent Graduate, M.S. in Met. 
Enegr.: B.S. Chem. Engr., University 
of Michigan. Age 23, veteran, broad 
background. Desires position offer- 
ing experience in development and 
production with future possibility 
as technical representative’ in 
States or abroad. M-586 


Metallurgical Engineer, 32, mar- 
ried. Five years’ experience mate- 
rial failure investigation in air- 
craft industry, shop _ problems, 
induction hardening, fatigue and 
corrosion testing, research and de- 
velopment Four years’ engineer 
staff officer, intelligence (S-2). Abil- 
ity for organization, supervision, 
cost reduction, and coordination. 
Want to apply these abilities to de- 
velpment or production engineer- 
ing. M-588 

Metallurgy Graduate, 1950, de- 
sires position in development or 
research. East preferred. M-591 


N and include 6¢ in stamps for tor 
ward and returr The soc 4a placed tion by 
: ‘+ sy pia ted by the Aime 
/ be ty t ’ at $3.5 Quarte $12 
$$ 
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You Can Get 
GAS FREE 
HIGH PURITY 

METALS 


Typicel Analysis 


ORDINARY IRON 
Note the heavy distribution 
“Oxygen 
nification Xx). 


National Research Corporation, as a result of years 
of experience in the operation of metallurgical processes 
at pressures of 0.001 millimeters of mercury and less, ts 
now supplying Gas Free High Purity Metals which have 
been melted and cast under the most perfect conditions 
for exclusion of occluded gases, accurate control of com- 
position, and maintenance of uniform properties 

For the research laboratory requiring metals of the 
highest purity with minimum gas content, National 
Research Corporation will supply Gas Free High Purity 
Iron in 10 pound ingots from stock. Other metals in- 
cluding copper, cobalt, and nickel are similarly available 


Special alloys, held to extremely close composition tol- 


erances, may be produced on order 


10 Pound 
tron Ingot 
Nitrogen < 00014 
Hydroger <0.0001% 
Onxyeen < 002% 
Aluminum < 
Carbon < 0.008% 
Chromium < 0.001% 
Columbium < 0 001% 
Copper <0 001% 
Manganese <0 001% 
Molybdenum < 0 001% 
Nickel < 0.001% 
Phosphorous < 0 005% 
Siicon < 
Sulphur < 0005s 
Tin <0 001% 
Titanium < 0.001% 
Tungsten < 0.001% 


Ingots up to 200 pounds will be supplied to users 
who desire to carry out larger experimental operations 
or production runs requiring materials of the highest 
quality. Arrangements can be made to supply Gas Free 
High Purity Metals in sheet, strip, and wire form. 

Write for further particulars on specifications, prices, 


and delivery schedules. 


om 
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National Research 
Corporation 


Seventy Memorial Drive, Cambridge, Massachusetts 
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Products and services recently an- 
nounced are described here. Also, new 
publications offered free by producers 
servicing the metalworking Bow are 
listed. 


1—PORTABLE INDUCTION UNIT: To heat a 1-in 
length of steel rod to 1500°F in approximately 3 sec, 
a new high frequency induction heating unit has 
been designed by the Lepel High Frequency Labora- 
tories, Inc. It will braze carbide tips to cutting tools 
up to 1'y in. square; melt 4 oz of steel or brass in 
4 min. Price, $780 


2—NEW METHOD OF INSPECTING METALS: Without 
the use of electricity, lights or other special equip- 
ment, a new process for inspecting metal surfaces 
and detecting any openings such as cracks, laps 
cold-shuts or porosity has been developed Dy 
Chek Penetrant is left on the surface for 5 or 6 min, 
then removed with Dy Chek cleaner. The developer 
is then applied. The red penetrant will remain in 
any crevice until it is drawn to the surface by the 
action of the white developer, providing a white 
background for red indications. The penetrant costs 
$9.50 per qt, developer, $4.75 per qt, and cleaner, 
$3.00 per gal. Dy Chek Co., Div. of Northrop Aircraft, 
Inc 


3—HYDRAULIC-PRESSURE ELECTRIC SWITCH: Designed 
for precise control of electric circuits by means of 
hydraulic pressure, the new Pantex hydraulic pres- 
sure electric switch of the Panter Mfg. Corp. will 
cut in and cut out electric circuits with as little as 
12 to 18 pet pressure differential. The unit withstands 
a wide temperature differential ranging from —65 F 
to 160 F without loss of accuracy or other desirable 
operational characteristics. It operates immediately 
with every start of the pump and requires no pressure 
buildup 


4—PHOTOELECTRIC COLORIMETER: Newly developed 
by the Photovolt Corp. is the Lumetron Photoelectric 
Colorimeter Model 401. It is designed for measure- 
ments on liquids and solutions in analytical labora- 
tories, and production control work. Equipped with 
a Single photocell, it furnishes the readings directly 
by the indication of the needle on the meter scale 
For measuring transparent color of clear liquids it 
is furnished with 6 color filters to isolate the wave 
bands in which the liquids have maximum absorp- 
tion. The Colorimeter is designed to be operated with 
three sizes of tubes, the standard size of 18 mm OD 
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New Products, Services 


and Information.... 


For further information on any product 
or for your copies of the free publica- 
tions, fill in the coupon below and send it 
to the Journal of Metals 


and the two additional sizes of 22 and 14 mm OD 
The standard 18 mm tubes are suitable for most 
colorimetric applications. Price, $158 


5—-MICROSCOPE LENS: Available for extending the 
magnification range in electron microscopy is a re- 
movable intermediate lens. It is the RCA Model 
EMU-2C, an accessory for all EMU-Type RCA elec- 
tron microscopes. Without breaking vacuum any of 
ten values—between 900 and 21,000 diam—may be 
changed by merely turning a knob on the control 
panel. In addition to extending the magnification 
range from a ratio of 4:1 to one of 25:1, the new 
lens provides a full field of view at all magnifications. 
The unit is 23, in. in height and 3', in. in diam, 
permitting it to fit easily through the opening in 
the intermediate chamber shielding. The lens is 
supplied with cable, resistor, and installation instruc- 
tions. Radio Corporation of America, RCA Victor 
Div 


6—ANEROID BAROMETER: Using the first new prin- 
ciple in aneroid construction in over 100 years, the 
American Paulin System has developed a supersen- 
sitive aneroid barometer—accurate to 1/1000 in. of 
mercury. It permits reliable indication of minute 
changes in air pressure. With etched graduations 
reading to 1/1000 in. Hg and accurate to one gradua- 
tion, the micro barometer gives instantaneous read- 
ings without corrections for temperature and lati- 
tude. Model PMB-1 has a range extending from 
24.80 in. to 31.00 in. Hg. Other ranges are available on 
request 


7—RUST PREVENTATIVE: For spraying metal parts and 
fabrications in storage and production, guns, fire- 
arms, tools, implements, etc. a rust preventative oil 
and lubricant called ‘Gun Guard,’ and packaged in 
an Aerasol container, is being introduced to the 
market by the Mitchell-Bradford Chemical Co. Its 
use for corrosion resistance is supplemented by use 
as a nitro powder solvent to facilitate the removal of 
burnt powder and lead in gun barrels. Because of the 
water displacing characteristics it is idea) for fishing 
reels 


8—THERMOMETER TESTER: Weston Electrical Instru- 
ment Corp., presents from their Tagliabue Instruments 
Div., an ASTM certified thermometer testing set, 
composed of nine matched thermometers with over- 


lapping ranges from —36 to 760 F., and from —38 to 
405 C. Calibrations are in 1/10, 1/5 and '%°C and 
15, '» and 1 F., with each thermometer accurate to 
within one scale division. Each thermometer is fur- 
nished with a TAG test room certificate of accuracy, 
listing compensations for individual scale character- 
istics Certificates are obtained by calibration 
against National Bureau of Standards thermometers 


9—RADIOACTIVE WASH: While it does not neutralize 
radioactivity or the physiological effects of radiation, 
a new solution for cleaning surfaces contaminated by 
radioactivity, called Radiacwash, prepared by the 
Atomiab, assists in lifting-up contamination prior to 
penetration. The liquid acts as a combination de- 
tergent, emulsifer, solvent, ion-extractor, surface 
wetter, and carrier 
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10—ARC WELDING PROCESS: Employing welding cur- 
rent densities on 5/64 in. electrodes which melt the 
electrode at speeds comparable to using 10,000 amp 
on a standard 5/16 in. diam coated hand electrode, a 
new process has been devised by the Lincoln Electric 
Co. It uses either a 3/32 or a 5/64 in. diam electrode 
wire. Welding currents up to 600 amps are used with 
these wires which, on the small cross sectional area 
of the wire, produce extremely high current densities. 
A manual Lincolnweld ML-2 unit for using the 
Hidensity process is connected to any standard Lin- 
coln SAE 600 or 900 amp welding generator, provid- 
ing all the features of an automatic head. It can 
be operated any practical distance from the genera- 
tor and used on all types of flat and near flat work 


11—FURNACE LINING: At 50 pct of the usual price 
and able to meet or surpass specifications for any re- 
fractory, a super refractory for lining high-tempera- 
ture furnaces has been developed by the Babcock & 
Wilcox Co. It is called Allmul and will not melt until 
heated to more than 3300 F, a point nearly one-third 
higher than the melting point of steel. Manufac- 
tured principally in the form of firebrick it will also 
be available in the form of grain and ramming mixes 


12—CHECK VALVES: Circle Seal check valves are now 
available from ', to 1 in. NPT. Two models are de- 
signed for standard and very low pressure systems; 
both are poppet type using an “O” ring seal. Abso- 
lute sealing, minimum flow resistance, and leakproof 
dependability for pneumatic and hydraulic systems 
are features of the new line. They are manufactured 
by James-Pond-Clark. An added feature of the de- 
sign is quick opening and positive closing at ex- 
tremely low pressures. The valves have positive ac- 
tion, long life, minimum maintenance, negligible flow 
resistance, and leakproof performance 


17—LOW MELTING ALLOYS: Cerro de Pasco Copper 
Corp. offers Bulletin J 4-6-49 outlining Cerro bismuth 
alloys and physical properties as well as other ap- 
plications that melt at low temperatures (117 to 
440°F) for various compositions 


18—BLACKENING PROCESS: In an attractively illus- 
trated bulletin the Ebonol blackening process for 
steel, copper, brass, and zine parts is explained in 
detail. Published by Enthone, Inc 


19—ELECTRIC MELTING FURNACE: Armerican Bridge Co 
has issued a catalogue on the Heroult gantry-type 
electric melting furnace with patented roof-ring for 
speedy and simple bricking and elimination of skew 
shapes 


20—REVERBERATORY MELTING FURNACE: A portable 
oil-fired furnace installation melting 10,000 lb of 
aluminum per charge is described in Bulletin 411R 
of the W. S. Rockwell Co. Tilting types are also listed 


2!1—ANNEALING FURNACES: Silicon steel production 
can be measurably improved by new vertical strip 
annealing furnaces that also provide for increased 
stamping die life. Drever Co 


22—HARDENING FURNACES: For economy in harden- 
ing costs and increased tool production the H. S. S 
Hardening Furnaces are extolled in Catalogue Al18 
of the Sentry Co 


Do You Have These 


13—PROVING RINGS: For calibrating loads of various 
types of testing machines Steel City Proving Rings 
of the direct reading type, whereby deflection of the 
ring under load is accurately measured by a dial 
indicator, come from the Steel City Testing Ma- 
chines, Inc. Graduations on the indicator are in 
0.0001 in. and the resultant readings are translated 
into pounds. No skilled operator is necessary to get 
accurate results. They are made in two styles, oval 
shaped having a capacity up to 20,000 lb, and round 
shaped for rings up to 110,000 lb capacity. All rings 
conform to ASTM standard E4 ; 


14—PLASTIC DESIGN MODELS: ‘“Intérnal vision’ for 
design engineers is provided by a new plastic that 
can be made into scale models of machine parts and 
tools. Three dimensional scale models cut from the 
plastic enable engineers to get a portrait in color of 
the strains encountered in tools, machine parts and 
other objects. Westinghouse Electric Corp 


15—STRAIN AMPLIFIER: Baldwin Locomotive Works 
announced a portable strain amplifier for use with 
any standard cathode ray oscilloscope to measure 
almost any mechanical reaction detected by SR-4 
bonded resistance wire strain gages. It may be used 
for load measurements, stress analvsis and function 
analysis during operation of equipment to show 
amplitude, frequency and wave form of sharp tran- 
sients, steady state oscillations, static loads or their 
combinations. The amplifier reproduces all frequen- 
cies between flat 5 to 20,000 cps 


16—TESTING MACHINE: Newly marketed is a simpli- 
fied table model universal testing machine for ten- 
sion, compression, flexure, shear, and transverse 
tests, in two capacities, 30,000 and 15,000 Ib. It is 42 
in. high, 64 in. wide, and weighs 1200 lb. Testing 
Machine Div., National Forge and Ordnance Co 


Free Publications? 


23—DAYLIGHT FLUORESCENCE DETECTOR: Menlo Re 
search Laboratory issued folder 4S-5/50 describing a 
new ultraviolet light source with inbuilt dark cham- 
ber to make possible fluorescence detection and 
comparison in daylight. Illustrations show the self 
energized unit in field use, an exploded view reveals 
the construction and design, and a tabulation pro- 
vides data on size, weight, price, and spectral fre- 
quency of operation 


24—SOAP AND FATTY ACIDS: /nfernational Nickel Co 
offers a 16-p. booklet, illustrated, for research and 
operating engineers, showing results of corrosion 
tests of operating equipment used in soap and fatty 
acid plants. The program included a wide variety oi 
materials such as nickel, Monel, Inconel, high nickel 
alloys, and other metals 


25—BATCH-TYPE FURNACE: A 4-p. folder on the new 
automatic cycle of the batch-type furnace for con- 
trolled atmosphere heat treating is available from 
Holcroft & Co. New features include radiant heating 
with temperature build-up; vestibule flushing; and 
controlled quench temperature and agitation 


26—ROLLING MILL MACHINERY: In a 30-p. catalogue 
issued by the Birdsboro Steel Foundry & Machine 
Co. are described blooming, slabbing, and billet mills; 
merchant, bar and structural mills, rod mills; sheet 
strip and plate mills; tube and pipe mills; rail mills 
and special custom-built equipment 
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A Digest of the Production, Properties, and Uses of Steels and Other Metals 


Published by Electro Metallurgical Division, Union Carbide and Carbon Corporation, 30 East 42nd Street. 
New York 17. N. Y. + In Canada: Electro Metallurgical Company of Canada, Limited. Welland, Ontario 


Extra-Low-Carbon STAINLESS STEEL 


New Type Chromium-Nickel Steels 
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* A new process for produc electrolyti will be put into operation 
by the Electro Metallurgical Div., Union Carbide and Carbon Corp., in a pro- 
posed plant at Sault Ste. Marie, Mich. The process combines steps developed 
by the Bureau of Mines and by the company. The metal produced is said to be 
a higher purity than any chromium metal now available commercially. 


* Dutch Parliament approved Dutch participation in extending the Ymiden 

t ce and steelworks, and forming a company to erect and work a wide 
strip rolling mill and tinplate factory. ECA is indicating availability of 
$23 million for purchase of U.S. industrial equipment. 


* An aluminum shell with a plastic liner, providing a lighter and tougher 
helmet for the Army, is undergoing field tests and may replace the present 
heavy steel helmet. 


* A single esium casting of the outer half of an aircraft wing will be 
made by Northrup Aircraft, 7 under a U. S. Alr Force Contract. The new 
wing will be compared with an identical part made by conventional fabrication 
methods. 


i-metallic gas turbine stator blades, having aluminum alloy roots for easy 
machining, are under study in England by Wellworth Pistons, Ltd., holder of 
the British license for the molecular bonding of aluminum to steel by the Al- 
Fin process. Primary object of the study is to develop a rapid, economical 


method of manufacturing compressor stator assemblies. 


* To spend some of the sterling received in payment for oil products by agree- 
ment with the British Gov't. Standard Oil Co. (N.J.) will purchase new tankers 
from British shipbuilders. The new tankers will be modifications of the more 
recent types built here, and will have a deadweight tonnage of 26,650 tons. 


* A seamless aluminum sheathing for telephone and electric power cables, 


thinner, stronger, and lighter in weight than lead sheathing, now can be 


applied by a new method involving swaging, developed by Alcoa. 


* Manganese, one of the most critical of strategic metals, will be produced 
in this country through money granted by the House Appropriations Committee 
for development of manganese resources. 


* Economy and efficiency are keynotes in Defense Dept. contracts, according 
to a policy announced by the Munitions Board on contracting, pricing and 
profit. Adequate profit margins will be allowed, but contingency allowances 
will be curtailed. Prevention of excess profits, rather than subsequent 
renegotiation, is one aim, as well as conservation of manpower, materials 


and facilities. 


* Another progpective producer is setting up for a capacity of 2000 lb. of 
titanium alloy ingot per day. Sponge will be obtained from an outside source. 


* Higher-than-going rates have been authorized by the Munitions Board for its 
stockpile program, in cases where domestic production of scarce materials is 
low or uneconomical. Payment in excess of 25 pct over the foreign price is 


now permitted. 
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The 
Drift of Things 


At Salt Lake City 

This is a warm Sunday morning in Salt Lake City 
at the end of a hectic convention week. Some 4500 
mining men have stormed “The Crossroads of the 
West,” a new record by far. Today the Sunday quiet 
is welcome, even though we had to eat breakfast 
alone. We have just returned from the Temple 
grounds where, from 8:30 to 9, we heard the 1098th 
Sunday broadcast of the Tabernacle choir and organ 
Thousands of others were there too. Having heard 
it in their homes they were curious. They were not 
let down, for the setting is most impressive. After 
the formal program we listened to a 20-min rehearsal 
of a future program. Also, we introduced ourselves to 
Richard Evans, he of “the spoken word.” Mr. Evans 
is a bespectacled, slender, black-haired, earnest, 
pleasant man of about 40. He was formerly a radio 
announcer on station KSL. He himself writes the 
little 3-min sermons that he delivers so well 

When in Salt Lake one of the interesting things to 
do is to participate in one of the guided tours 
through the Temple grounds. This morning the 
groups were large. To what extent they were con- 
vinced of the authenticity of the story of the found- 
ing of the Mormon Church through the revelation 
bestowed on teen-age Joseph Smith at Palmyra, N. Y 
more than a hundred years ago we do not know. The 
guide admitted the episodes sounded fantastic. No 
more so, however, than the early history of other 
religions. Though unconvinced, one would indeed be 
rash to say that miracles cannot happen 

Salt Lake is one of our favorite cities. It is clean 
and well kept. Its streets, some 90 ft wide, were laid 
out with surprising vision. Water continuously flows 
down the gutters of Main St. The busses are unob- 
trusive and quiet. The water has a good taste, with 
no Suggestion of chlorine. The people look like good 
Americans. The only place, so far as we see, where 
liquor is sold is in a comparatively obscure store, not 
listed in the telephone book, run by the Utah Liquor 
Control Commission. We accompanied one of our 
renegade friends who knew his way there. One must 
have a permit, and purchase of more than a bottle or 
two is viewed with some suspicion 

The Hotel Utah, owned by the Mormon Church. is 
one of America’s fine hotels, reasonably priced, well! 
kept, staffed and provisioned. The young ladies who 
greet you at the desk, run the elevators, and wait on 
the tables are attractive and well groomed. Practi- 
cally not a red fingernail in the lot, and is that a 
relief. The Starlite Gardens on the 10th floor is 
equally as attractive as the Starlite Roof of the 
Waldorf-Astoria in New York, and the absence of 
cocktails lends it a unique atmosphere. To be sure 
one may be disillusioned if one peeks under the ta- 
bles, but that isn’t fair. In the Coffee Shop—and 
wont someone please think up a new name for an 
informal restaurant—one may have the privilege of 
breakfasting off a Cranshaw melon and a Utah Pio- 
neer griddle cake The paper money one gets in 
change is all brand new. Even the half dollars and 
quarters are polished to mint-brightness. a stunt 
that we believe the St. Francis Hotel in San Fran- 
cisco practices. The Treasury Dept. as we recall 
got after them for presumably illegally recovering 
the silver from the operation, but the hotel proved 
that it all went down the drain. If they wasted it 
it was all right 

All of which is introductory to saying that the 
AIME has a new field office in Salt Lake Roy E 
O'Brien, an Anaconda man, has been appropriately 
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embued with enthusiasm for the AIME, has passed 
the elementary examination on what makes it tick 
and why one should belong, and has set up an office 
in the Newhouse Bldg., 10 Exchange Place, as West- 
ern Secretary of the Mining Branch. He will be glad 
to see his many friends there and to do what he 
can for AIME members west of the Mississippi. Even 
metallurgists and oil men will be welcomed if they 
don’t stay too long. Much of Roy's time, though 
will be spent in the field, helping members in the 
more remote places who may have problems, assist- 
ing in building up Local Sections, promoting inter- 
change of technical information, and interesting 
new people in the Institute. Any members wishing 
him to call on them when in their neighborhood 
should drop him a line. The success of Bill Strang 
and Joe Alford in establishing the Dallas office of 
the Petroleum Branch presages an equally bright 
future for the Salt Lake office 

We have already mentioned the reason why we 
are here—the 1950 Metal Mining Convention and 
Exposition of the Western Division of the American 
Mining Congress. Julian Conover and his staff did a 
marvelous job. Of the record attendance of some 
5588, 4525 were operating men, suppliers, and 1063 
ladies. The exhibits were worthy of attendance, the 
125-odd exhibitors having their newest models on 
display in profusion. The AIME had a booth for the 
first time in recent years he Institute’s meetings 
do not feature machinery and equipment, except on 
a small seale by the Petroleum Branch, so the Min- 
ing Congress offers a unique opportunity for sales 
engineers and operating men to get together. Prob- 
lems of economics, taxation, and legislation loomed 
large in the group meetings. We did not attend too 
many sessions, nor stay too long, the temperature 
being what it was. But we gathered that the small 
mine still has its ups and downs—mostly the latter 
so far this year; that the Government isn't doing 
what it should; and that there is a difference of 
opinion as to just what action we should take 

Utah’s Governor, J. Bracken Lee, made a wonder- 
ful impression on everyone at the Welcoming Lunch- 
eon. He talks like the kind of man we need at Wash- 
ington. As to whether his actions are in accord with 
his words, the comment of Utahns (‘we don’t like 
that term much either) is favorable, but we are just 
naturally suspicious after the experience of the last 
two decades. How about Eisenhower and Lee in 1952? 

Bingham Canyon was the destination on the first 
night. An al fresco spaghetti and bean supper was 
served on long tables on the new parking lot over- 
looking the pit. The “Galena Days” celebration was 
on, Which means the natives had grown beards, the 
store windows were full of old-time signs, and gam- 
bling games were unrestricted. Bingham is the great- 
est man-made sight we have ever seen-—maybe the 
greatest in the world 

Thursday night's annual banquet was at the Rain- 
bow Randevu, “the World’s Largest Ballroom,” where 
1700 were comfortably seated. Here we got our big- 
gest scare in some time. A short circuit in a power 
cable in the street put all lights out for half an hour 
Matches were lighted here and there, and candles 
appeared. Not a sign of a red exit light in the entire 
place. When the lights came on, only two green exit 
lights could be noted. We hope God continues to 
watch over Salt Lake City 

Our own AIME Minerals Beneficiation Division and 
our Board of Directors had meetings, too, and well 
attended and most successful ones. But we must 
thank the Mining Congress for bringing the crowd 
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How Bronzes Containing NICKEL 
Provide Improved Properties 


Copper-base alloys provide outstanding advantages RESPONSE TO HEAT TREATMENT 


to users and producers, alike. These are enhanced 


In certain cases, a moderate nickel content makes 


when moderate amounts of nickel are utilized. 


possible the response to heat treatment which in- 


HOW NICKEL IMPROVES CAST BRONZE creases the tensile and compressive strength, being 


particularly effective in raising elastic properties. 


For instance . .. small percentages of nickel refine 


Certain cast nickel bronzes are very responsive : 


the grain, strengthen the alloy, and improve its 


to heat treatment. The hardness of an alloy contain- 


resistance to wear and corrosion. By increasing 


ing 7.5 per cent nickel and 8 per cent tin, for example, 
can be increased from about 75 to 277 BHN by 


appropriate heat treatment. 


fluidity in the casting mixture, nickel affords a wider 


casting range, and thus helps to minimize misruns 


and to improve density and pressure-tightness. 


TYPICAL APPLICATIONS 


nickel bronzes 


Typical applications of include 


worm wheels, gears, liners, bushings, bearing backs, 


valve guides and seats, pumps, valves, fittings, 


plumbing goods, miscellaneous structural and engi- 


neering uses. 
COUNSEL AND DATA 


Nickel alloyed bronzes offer significant advantages. 


Whatever your industry, we solicit the opportunity 


to help you with counsel and data pertaining to 


these economical alloys. Write for recommenda- 


tions regarding the best types for your applications. 


Mail the coupon now. 


nell Hordness 


Bri 


} The International Nickel Company, Ine. 
1 Department JM, 67 Wall St.. New York 5, N. Y. 
! 
Gentlemen 
hs ‘4 : Please send booklet: “The Kole of Nickel in Cast Bronze.” 

i 


4 8 12 60 4 8 12 16 Vame Title 


Per Cent Nickel 
10 75 49 24 010 7S 49 24 
Per Cent Tin 


THE INTERNATIONAL NICKEL COMPANY, INC. scw'vorx's.v-y. 
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New Conveyor Principle 


Self-Centers Load 


Pencils line up after passing over a series of self-centering rolls. 


\ new self-centering roll promises to revolutionize 
conveying methods for an almost unlimited list 
of materials. The principle of planar action was built 
into working models by E. T. Lorig, chief of the senior 
engineering staff of Carnegie-Illinois Steel Corp.., 
largest subsidiary of United States Steel, and is now 
being used in various steel handling applications in 
corporation operations 

Fundamentally the Lorig self-centering roll is a 
slightly crowned roll cut transversely at the center 
rhe two halves are fixed to rotate as a unit. The 
working surfaces of the two parts are approximately 
horizontal, while the axes are at an angle. In this 
way, the planes, or lines of force in both halves twist 
evenly toward the center in the direction of move- 
ment, conferring a self-centering action on any ma- 
terials passing over the rolls 

rhe rolls have been tested for various types of ap 
plications including runout tables, feed and guide 
rolls for electrolytic tinning, galvanizing and pickling 
lines, gravity conveyors, belt pulleys and conveyors 
and similar applications in the steel industry 

In its practical applications in the steel industry 
the solf-centering roll will eliminate the need for 
table guides and side rails on runout tables and in 
many other conveyor applications, thus eliminating 
ige and corner damage to sheets, strip and plates 
Width of conveyor tables and runout tables can be 
reduced; and gravity conveyors, whether straight or 
urved, can be built to operate efficiently with no 
uide rails. Belt drives are practical and safe, even 
with an overhung takeoff. Operating on self-center 


ing rolls, stainless steel conveyor belts are now prac 


tical and safe under low operating tensions 


Self-centering rolls are now being manufactured at 
Carnegie-Illinois Steel Corp.’s Johnstown Works, and 
experiments are underway at the Isabella Furnaces 
to develop a stainless steel conveyor belt operating 
on self-centering rolls to handle hot sintered ferro- 
manganese flue dust. A pickling line equipped with 
self-centering rolls is in operation at the McDonald 
Works at Youngstown, Ohio, and another installation 
is operating on a galvanizing line at the Tennessee 
Coal, Iron & Railroad Co. plant at Fairfield, Alabama 


The Lorig roll eliminates the need for guides 
on this pickling line installation. 


Republic and Armco Acquire Reserve 
Mining Co. Stock, To Build Pellet Plant 


Republic Steel Corp. and Armco Steel Corp. have 
oined in a $160,000,000 project for the production of 
iron ore from Taconite in the Lake Superior mining 
region. The two companies announced acquisition in 
equal shares of 100 pect ownership of the stock of Re 
serve Mining Co., which controls a vast deposit of 
magnetic Taconite iron ore on the eastern end of the 
Mesabi range in Minnesota 

Through Reserve Mining the two companies will 
build a plant for manufacturing high grade ore from 
Taconite near Beaver Bay on the north shore of Lake 
Superior. The first announcement calls for about a 
$60,000,000 plant which will be built as soon as plans 
are completed and will have an annual capacity of 
about 2,500,000 tons of iron ore pellets 


Longer range development plans call for future ex 
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pansion of the plant to provide an annual capacity 
of 10,000,000 tons. This will amount to an additional 
investment of $100,000,000, the company said. Financ- 
ing and actual production plans were not disclosed 
An organization meeting of Reserve Mining under 
the new ownership is planned for next month, when 
financing and other operating details will be worked 
out 

Armco had held one third interest in Reserve Min- 
ing with Wheeling Steel Corp. holding one third and 
the remainder being held by Cleveland-Cliffs Iron 
Co. and Montreal Mining Co. Republic Steel has now 
acquired the former holdings of Cleveland-Cliffs and 
Montreal Mining and half the interest of Wheeling 
Armco has acquired the other one half of Wheeling 
Steel holdings—thus, each of the companies holds a 
half interest in the new Reserve Mining Co. struc- 
ture. Oglebay, Norton & Co., Cleveland, who has 
managed Reserve Mining properties, will continue in 
that capacity 
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Research in Progress 


~ 
Research, the foundation of American industrial growth, is a major feature of the AIME, 
Institute of Metals Div., Technical Sessions at the Metal Congress and Exposition, Oct. 23 
to 25, 1950, Chicago. Reports at the Research in Progress sessions have been abstracted 
and ore included in this section of JOURNAL OF METALS. These reports, many of which 


are incompleted projects, bring to light new work and new techniques. 


Research in Progress 


Re search mn Progress 
Abst 
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vy INSTITUTE OF METALS DIV. 


Sunday 7:30 p.m.—Oct. 22 Rooms 809-810 
Institute of Metals Division 
Program Committee Meeting 


Monday ? a.m. to 12 m.—Oct. 23 Boulevard Room 


Plastic Deformation 


B. Averbach, Chairman 
P. Kosting, Secretary 
An Experimental Survey of Deformational and An- 
nealing Processes in Zinc. D. C. Jillson, The New 
Jersey Zinc Co. JOURNAL OF MeTALS, August 
Quantitative Stress-Strain Studies on Zinc Single 
Crystals in Tension D. C. Jillson. JOURNAL OF 
Metats, September 
A Study of the Plastic Behavior of High-Purity Alu- 
minum Single Cri tals at Various Temperatures 
F D. Rosi, Syivania Research Laboratories, and 
C. H. Mathewson, Yale University. JOURNAL OF 
Metats, September 
A Study of Strain Markings in 
Banerjee, Standard Oil Co 
MerA.s, September 
Rolling Texture in Aluminum. H. Hu and P. A. Beck, 
University of Notre Dame. Research in Progress 
JOURNAL OF METALS, October 


Aluminum. B. R 
Ind.) JOURNAL OF 


Monday 4 p.m.—Oct. 23 Rooms 809-810 
Institute of Metals Division 
Membership Committee Meeting 


Monday 2 p.m. to 5 p.m.—Oct. 23 Boulevard Room 
Recrystallization and Annealing Textures 
R. Maddin, Chairman 
C. Dunn, Secretary 
Rolled 
General Elec 


io? Energy for Recrystallization in 
Copper. B. F. Decker and D. Harker 
JOURNAL OF ME*ALS, June 
Recrystallization Reaction Kinetics and 
Studie if a 50 Iron 50 Nickel Alloy. W. E. Seymour 
Polytechnic Inst., and D. Harker, Gen 
eral Electric Co. JOURNAL OF METALS, August 
innealing Texture in Rolled Aluminum Strip. P. A 
Beck and H. Hu, University of Notre Dame Re 
search in Progress, JOURNAL oF METALS, October 
The Textures of Cold-Rolled and Annealed Titanium 
H. T. Clark, Jr.. Remington Arms Co., Inc. Journal 
LS, September 
Relative Energie f Gra Boundaries in Silicon 
fron. C. G. Dunn, F. W. Daniels and M. J. Bolton 
General Electric Co. JourNnaL or October 
Product ? nd Eraminat n of Zinc Single Cry tals 
D.C. Jillson The New Jersey Zine Co. JOURNAL oF 
MeTAl A 


Texture 


Monday 2 p.m. to 5 p.m.—Oct. 23 Tropical Room 
Structure of Alloys 
8. D. Cullity, Choirman 
Eari Parker, Secretory 
Wid Solubility of Cementite in Alpha Iror C_A 
Wert, University of Illinoi JOURNAL OF METALS 
October 


Ss 
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HOTEL SHERATON 


The Structure of Intermediate Phases in Alloys of 
Titanium with Iron, Cobalt, and Nickel. P. Duwez 
and J. L. Taylor, California Inst. of Technology 
JOURNAL OF METALS, September 

The Alloys of Titanium with Carbon, Oxygen and 
Nitrogen. R. 1. Jaffee, H. R. Ogden, and D. J. May- 
kuth, Battelle Memorial Institute. JOURNAL OF 
METALS, October 

Correlation Between Electrical and Thermal Conduc- 
tivity in Ni and Ni Alloys. M. E. Fine, Bell Tele- 
phone Laboratories. JoURNAL OF METALS, July 


Monday 7:30 p.m.—Oct. 23 
Informal Evening Session—Panel Discussion on 
Precipitation Hardening 
Morris Cohen, Moderator 
Panel members: B. L. Averbach, MIT; C. S. Barrett, 

Univ. of Chicago; W. L. Fink, Aluminum Co. of 
America; A. H. Geisler, General Electric Co.; A 
Guinier, Conservatorie Nat'l. des Arts et Metiers, 

Paris; J. H. Hollomon, General Electric Co 

F. Mehl, Carnegie Institute of Technology; Cyril 
Stanley Smith and Clarence Zener, University of 
Chicago 


Tropical Room 


Tuesday 9 a.m. to 12 m.—Oct. 24 
Transformations 


A. R. Troiano, Chairman 
J. B. Hess, Secretary 


Tropical Room 


On the Martensitic Transformation at Temperatures 
Approaching Absolute Zero. S. A. Kulin and M 
Cohen, Massachusetts Inst. of Technology. JourNat 
or METALS, September 

Austenite Formation During Tempering and its Ef- 
fects on Mechanical Properties. E. F. Bailey and 
W. J. Harris, Jr., Naval Research Laboratory. Jour- 
NAL OF METALS, August 

The Isothermal Transformation of a Eutectoid Beryl- 
lium Bronze. R. H. Fillnow, Westinghouse Electric 
Corp., and D. J. Mack, University of Wisconsin 
JOURNAL OF METALS, October 

The Ordering Reaction in Cobalt-Platinum Alloys 
J. B. Newkirk and R. Smoluchowski, Carnegie In- 
stitute of Technology, A. H. Geisler and D. L. Mar- 


tin, General Electric Co. JouRNAL OF METALS 
October 


Tuesday 9 a.m. to 12 m.—Oct. 24 Boulevard Room 


Properties of Alloys 


R. M. Parke, Chairman 
V. Pulsifer, Secretary 
The Effect of Alloying Elements on the Plastic Prop- 
Aluminum Alloys. J. E. Dorn, P. Pietro- 
kowsky and T. E. Tietz, University of California 
JOURNAL OF METALS, July 
The Properties of Some Mg-Li Alloys Containing Al 
and Zn. R. S. Busk, D. L. Leman, and J. J. Casey 
Dow Chemical Co. JouRNAL oF METALS, July 
The Effect of Sodium Contamination on Magnesium- 
Lithium Base Alloys. P. D. Frost, J. H. Jackson, 
C. H. Lorig, Battelle Memorial Institute, and A. C 
Loonam, Deutsch and Loonam. JOURNAL OF METALS, 
September 
Young's Modulus and its Temperature Dependence 
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M. E. Fine and 
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in 36 to 52 Pct Nickel-iron Alloys 
W. C. Ellis, Bell Telephone Laboratories 
or METALS, September 

Hydrogen Embrittlement of SAE 1020 Steel. J. B 
Seabrook, N. J. Grant and Dennis Carney, Massa 
chusetts Institute of Technology. Not prepublished 

Aging Characteristics of Magnesium-Lithium Base 
Alloys. P. D. Frost, J.G. Kura and L. W. Eastwood 
Battelle Memorial Institute. JouRNAL OF METALS 
October. 


Tuesday 12:15 p.m.—Oct. 24 Room 815 
Institute of Metals Division 
Executive Committee Luncheon Meeting 


Tuesday 2 p.m. to 5 p.m.—Oct. 24 Boulevard Room 


Metal—Gas Reactions 


M. Bever, Chairman 
T. Leontis, Secretary 

The Vapor Pressure of Silver. H. M. Schadel, Jr. and 
C. E. Birchenall, Carnegie Institute of Technology 
JOURNAL OF METALS, September 

Hydrogen Solubility in Aluminum and Some Alumi- 
num Alloys. W. R. Opie, National Lead Co., and 
N. J. Grant, Massachusetts Institute of Technology 
JOURNAL OF METALS, October 

Composition of Atmospheres Inert to Heated Carbon 
Steel. R. W. Gurry, United States Steel Corp 
JOURNAL OF METALS, April 

Equilibrium in the Reaction of Carbon Dioxide with 
Liquid Copper from 1090°C to 1300°C. D. J. Gi- 
rardi, Timken Roller Bearing Co., and C. A. Siebert 
University of Michigan. JourRNaAL or METALS, Sep- 
tember 

The Intermittent Oxidation of Some Nickel-Chro- 
mium Base Alloys. B. Lustman, Westinghouse Elec- 
tric Corp. JOURNAL OF METALS, August 

Hydrogen Elimination by Aging. C. E. Sims, Battelle 
Memorial Institute. Not prepublished 


Tuesday 2 p.m. to 5 p.m.—Oct. 24 Tropical Room 


Solidification, Thermal Expansion & Ductility 


R. S. Busk, Chairman 
A. J. Smith, Secretary 
Dendritic Crystallization of Alloys 
Sylvania Electric Products Co 
Carnegie Institute of Technology 
ALS, October 
The Supercooling of Aggregates of Small Metal Par 
ticles. D. Turnbull, General Electric Co. JouRNAL o1 
METALS, September 
The Thermal Expansion Characteristics of Beryllium 
R. M. Treco, Massachusetts Institute of Technology 
JOURNAL OF METALS, October 
The Ductility of Cast Molybdenum 
J. H. Jackson, Battelle Memorial Institute 
or MetALs, September 
Effect of Rate of Freezing on Degree of Segregation 
in Alloys. W. T. Olsen, Jr. and R. Hultgren, Uni 
versity of California. Not prepublished 


B. H. Alexander 
and F. N. Rhines 
JOURNAL OF MET 


R. B. Fischer and 
JOURNAL 


Wednesday 12:15 p.m.—Oct. 25 Rooms 809-810 
Institute of Metals Division 
Powder Metallurgy Committee Luncheon Meeting 


MEETING Ww 


Wednesday 2 p.m. to 5 p.m.—Oct. 25 Tropical Room 
Technical Session on Research in Progress 


M. Cohen, Co-chairman 
R. F. Mehl, Co-chairman 


On the Temperature Dependence of Self-Diffusion in 
Alpha Iron. 1. D. Bakalar, Massachusetts Institute 
of Technology. Research in Progress, JOURNAL OF 
METALS, October 

Effect of Uniarial Compressive Stresses on Self- 
Diffusion in Alpha Iron. F. S. Buffington, Massa- 
chusetts Institute of Technology. Research in 
Progress, JOURNAL OF METALS, October 

Interfaces in Diffusion in Solid Solutions. L. C. C. da 
Silva and R. F. Mehl, Carnegie Institute of Tech- 
nology. Research in Progress, JOURNAL OF METALS, 
October 

Order-disorder Phase Change in Cu,Au_ Alloys 
F. N. Rhines, Carnegie Institute of Technology 
Research in Progress, JOURNAL OF METALS, October 

Application of Radioactive Tracers to the Study of 
Metal-Solution Reactions. M. T. Simnad, Carnegie 
Institute of Technology Research in Progress, 
JOURNAL OF METALS, October 

Measurements on the Rate of Secondary Recrystal- 
‘ization in High Purity Silver. F. D. Rosi and B. H 
Alexander, Sylvania Electric Products, Inc. Re 
search in Progress, JOURNAL OF METALS, October 

The Plastic Behavior of Silver Single Crystals at 
Various Temperatures. F. D. Rosi, Sylvania Elec- 
tric Products, Inc. Research in Progress, JOURNAI 
or METALS, October 

Yielding in Plain Carbon Steels. C. S. Roberts and 
B. L. Averbach, Massachusetts Institute of Tech- 
nology. Research in Progress. JoURNAL OF METALS, 
October 

On the (259 Habit of Martensite. E 
Massachusetts Institute of Technology 
in Progress, JOURNAL OF METALS, October 

Precementitic Carbides in Tempered Martensite. E. C 
Roberts, Massachusetts Institute of Technology 
Research in Progress, JourNaL or Metats, October 

Source of Abnormality in Hypereutectoid Steels 
Arthur Dube, Sylvania Electric Products, Inc. Re- 
search in Progress, JOURNAL OF METALS, October 


S. Machlin, 
Research 


Wednesday 2 p.m. to 5 p.m.—Oct. 24 Boulevard Room 


Powder Metallurgy 


F. V. Lenel, Chairman 
J. ©. Redmond, Secretary 

A Process for Hot Pressing Beryllium Powder. A. U 
Seybolt, R. M. Linsmayer and J. P. Frandsen, Gen 
eral Electric Co. Steet, March 27 

The Densification of Pre-reduced Copper Powder 
Compacts in Vacuum and in Hydrogen. C. B. Jor 
dan and P. Duwez, California Institute of Tech 
nology. JOURNAL OF METALS, July 

Experiments on the Mechanism of Sintering. B. H 
Alexander and R. Balluffi, Sylvania Electric Prod- 
ucts, Inc. Research in Progress, JOURNAL OF METALS 
October 

Studies on Control of Growth or Shrinkage of Iron 
Copper Compacts During Sintering J. F. Kuzmick 
Welded Carbide Tool Co., and E. N. Mazza, Ek- 
strand & Tholand, Inc Research in Progress 


JOURNAL OF METALS, October 
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bps: third stage of tempering quenched steel 
is the development of cementite from an ini- 
tial product which makes its appearance dur- 
ing the first stage. While studies of cementite 
have shown it to be relatively amenable to in- 
vestigation, studies of the first stage product 
have been limited, for the most part, to evalua- 
tion of the physical changes it causes in the 
martensite in which it forms. Thus X-ray’, 
magnetic, dilatometric, specific volume and hard- 
ness’ determinations have all contributed to the 
evidence for its presence but because of its transi 
tory nature the actual composition and struc- 
ture of the carbon-bearing phase which pre- 
cedes cementite formation have proved quite 
difficult 

As a result of the physical determinations 
which were made on steel tempered to the first 
stage condition, the postulation has been that 
the changes which occur are typical of a transi- 
tion phase or one which exists in a temporary 
or transient status. This picture has been some- 
what altered, however, by the isolation of the 
carbide phases which occur in tempered steel 
It now appears quite definite that the initial 
carbon-rich structure is not a transition precipi- 
tate, in the usual sense, but a distinct entity in 
itself with no coherency existing between the 
carbide and matrix. Its individuality also indi 
cates that it forms in quenched martensite with 
greater rapidity than cementite, and its growth 
to larger particle size than early cementite’ must 
mean that the cementite particles form as a 
result of a competitive process. In such a process 
the initial carbide is visualized as gradually re 
dissolving in the matrix and thus giving way to 
cementite precipitation 

Carbide howing a structure other than that 
of cementite were isolated previously in the hy- 
drochloric acid cell used by Crafts and Lamont 
Investigations made with a martensitic anode 
in a complex electrolytic cell have shown that 
it is possible to extract similar carbide struc 
tures in an apparently more perfect condition 
Martensitic steel tempered to different states 
with respect to time and temperature has shown 
that a phase (or phases) other than cementite 
exists over a wider range of tempering condi 
tions than was previously realized. More specif 
ically, cementite is not the only carbide present 
after tempering a 1.06 C Steel up to 16 hr 
at 700 F (371 C) and up to 128 hr at 500 F 
(260 C) 

rhe carbides obtained from each condition of 
the steel were identified by X-ray diffraction 
reference being made to X-ray data obtained 
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Precementitic Carbides in Tempered Martensite 
by Earl C. Roberts 


(a) from synthetically prepared carbides of the 
composition Fe.,C and Fe.C and (b) from 
cementite extracted from a plain carbon steel. 
Even though special techniques were used in 
handling the extracted residues, the diffraction 
patterns were somewhat vague. Attempts to 
overcome this defect by compensating for fluor- 
escence were fruitless. Chemical analyses have 
not been run because a special method has yet 
to be devised to prevent the dried residues from 
burning on exposure to air. Until analysis is 
possible, the only definite statement that can be 
made is that Fe.,C, (and possibly the Fe.C), 
structures are present prior to the formation of 
cementite. It must be emphasized that, while 
the structure of the initial precipitate corre- 
sponds to that of Fe..C, (or possibly Fe.C), these 
formulas may not be indicative of the composi- 
tion of the precipitate. Chemical analysis will 
be necessary before the composition of the vari- 
ous carbide residues is definitely known. 

The fact remains, however, that the initial 
precipitate is not a transition form of cementite 
inasmuch as it maintains its identity even after 
removal of the supporting matrix by electro- 
lytic isolation. Therefore, the initial carbide 
should be regarded, not as a stepping stone to 
cementite precipitation but rather as a distinct 
phase in its own right, having a greater rate of 
nucleation and growth than cementite 
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N hypereutectoid steels the normal mode of 
formation of ferritecarbide aggregates from 
austenite leads to a microstructure consisting 
of proeutectoid cementite and pearlite. However 
microstructures have been observed which ex- 
hibit a partial or complete disappearance of 
pearlite. These structures thus show a cementite 
network enveloping the core of the former aus- 
tenite grains which now consists of a mixture 
of ferrite and pearlite. 

This type of abnormal structure has already 
been the subject of many investigations. How- 
ever no general agreement has yet been reached 
as to what factors will lead to its occurrence. 
According to the present viewpoint, the abnormal 
structure results from a synchronous deposi- 
tion of the ferrite and carbide phase at tem- 
peratures just slightly below Ae,. The continued 
growth of the primary cementite network after 
the ferrite phase is formed is possible by the 
diffusion of carbon through the x phase. 

The cessation of this synchronous deposition 
can occur only through the precipitation of new 
cementite nuclei at the ferrite-austenite inter- 
face. Such precipitation always leads to the 
formation of pearlite. This formation of pearlite 
is a comparatively faster process than the 
growth of the ferrite envelope and, when ini- 


Arthur Dube is associated with Sylvania Electric 
Products, Inc., Bayside, L. I 


elastic limits and yield points: of a series 
of plain carbon steels and pure irons in differ- 
ent states of microstructure and residual stress 
have been determined by a sensitive method. The 
elastic limit is defined as that stress above which 
the first plastic deformation is observed. The 
yield point, a parameter present only with special 
microstructures, is defined as that relatively con- 
stant stress at which the plastic strain shows 
large discontinuous increases 

The specimens used were threaded 4 in. test 
bars with a strained region 2', in. long and 0.252 


C. S. Roberts is Research Assistant, and B. L. Aver- 
bach is Assistant Professor at Massachusetts Insti- 
tute of Technology, Cambridge, Mass 


Source of Abnormality in Hypereutectoid Steels 
by Arthur Dube 


Yielding in Plain Carbon Steels 


by C. S. Roberts 


B. L. Averbach 


in Progress 


tiated, effectively stops the further growth of 
the latter. 

It is clear from the above mechanism that in 
order to develop an abnormal structure a steel 
must be reacted completely at temperatures near 
Ae,. Such a condition is obtained by very slow 
cooling or by isothermal transformation in this 
temperature range. Lowering of the tempera- 
ture will cause the cessation of the development 
of abnormai structure through precipitation of 
new cementite nuclei. 

A second essential condition to the develop- 
ment of abnormal structures is a_ sufficiently 
fine austenite grain. In view of the fact that 
the thickness x of the ferrite envelope varies 
with time t according to x k \/D° t when k 


is a constant and D’ is the coefficient of carbon 


in « iron, it is clear that with steels of larger 
austenite grains the precipitation of new ce- 
mentite grains after ferrite has been found is 
much more readily formed. 

Finally the carbon content of the steel is also 
important in the sense that it is easier to com- 
pletely envelop the austenite grains with ce- 
mentite when the carbon content of the steel is 
higher 

Preliminary experiments performed at the 
Metals Research Laboratory at the Carnegie In- 
stitute of Technology have substantiated the 
validity of the ideas presented herein. 


in. diam. The ends were spherically ground to a 
4 in. diameter. The length of each bar was deter- 


mined to 2 microinches per inch by the pre- 
cision comparator method of Averbach, Cohen 
and Fletcher. It was then loaded in a hydraulic 
testing machine to a given stress, unloaded and 
then measured again. If no increase in length 
was observed after the conclusion of any relax- 
ation effects, the strain was still purely elastic, 
and the specimen was reloaded to a slightly 
higher stress. By this procedure, the first plastic 
strain, within a sensitivity of + 2 10° could be 
detected. The initial stages of plastic deformation 
have been studied in detail and stress-plastic 
strain curves have been plotted. Relaxation 
effects with time, whenever existent, have been 
readily observed 
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An attempt has been made to correlate the yield 
points and elastic limits with microstructure 
The relationship suggested by Gensammer and 
coworkers between flow stress, tensile strength or 
hardness of steels and the mean ferrite path 
prompted an initial investigation of this micro- 
structure parameter. Mean ferrite paths have 
been determined for the series of steels and pure 
irons by a lineal analysis method employing a 
traveling microscope stage and a Hurlbut counter 

The results obtained to date show that 

1. Residual stress lowers the elastic limit 
rounds off the yield point phenomenon, and 
raises the yield point stress considerably 

2. No plastic relaxation effects are observed 
until a plastic strain of at least 5000 10° has 
been applied and the magnitude of the relax 


ation is then of the order 25 to 50 = 10 


3. A step-like behavior is obtained in the initial 
plastic strain curves of materials which contain 
no free ferrite 

4. For stress-relieved materials the yield point 
is a linear function of the logarithm of the mean 
ferrite path. This relation holds over the range 
of the logarithm equal to 3.8 to 5.5, where ferrite 
paths are in angstrom units. Grain boundaries, 
carbide particles, pearlite patches and inclusions 
are considered terminations of the ferrite paths 

5. A similar relation has been found for the 
elastic limit of stress-relieved materials but the 
linearity does not appear to hold well in the end 
of the range corresponding to higher strength 
and shorter mean ferrite path 


were made of the non-diag- 
i onal components of the martensite trans- 
formation strain matrix using single crystals of 
a 70 pet Fe, 30 pet Ni alloy. The habit planes 
issociated with each strain matrix were deter 
mined simultaneously, and were found to belong 
closely to the (259>+ family. A matrix method of 
analysis yielded the following conclusions 


1. The habit plane is the only plane of no dis 
tortion and no rotation associated with the meas- 
urable strain of the martensite plate 

2. To each measured strain matrix there cor 
responds one and only one permutation of 

259 » and vice versa 

3. There are 24 measurably different strain 
matrices. These matrices can be arranged in two 
groups (12 in each group). These groups have the 
property that any strain matrix belonging to one 
group is crystallographically equivalent to every 
other strain matrix belonging to that group. One 
group is related to the other by the property that 
any strain matrix belonging to one group has 
a crystallographic mirror symmetry with every 
strain matrix belonging to the other group 

4. The reaction path (motion of the atoms 
during the transformation) is the same crystal 
lographically for every martensite plate formed 

5. There are at least two homogeneous strain 
required to form the martensitic structure. The 


first comprises the measurable strain. The sec 
ond is homogeneous only over a small region and 
is not measurable. The elements of these strains 


On the 259°. Habit of Martensite 


by Eugene S. Machlin 


This strain is based on the assumption of a Gren- 
inger-Troiano orientation relation between the par- 
ent austenite and the martensite 


6. There are four martensite habit planes hav- 
ing directions of motion of the bounding austen- 
ite within 10° of any <110 This fact is used to 
account for the burst effect in (259), systems 

7. The difference between the elements of 
motion yielding {225'. habits and those yielding 
259), habits is the presence of shear components 
vielding rotations of directions about [111], in 
the latter system. A correlation is suggested as 
follows: (225), Kurdjumow-Sachs orientation 

(259). Greninger-Trolano orientation 

8. The angles between martensite plates in the 
225!, and {259}, systems are dependent upon the 
bounding plates having the same direction of 
austenite motion 

9. Finally, the sequence of events determining 
the choice of habit plane is believed to be as 
follows: During the martensite transformation 
the atoms move with respect to each other along 
a unique reaction path of minimum potential 
energy. During the first homogeneous strain, 
each atom moves along a straight line path. At 
any point along this reaction path, the strain 
matrix has only one plane of no distortion and 
no rotation associated with it. It is the same 
plane at any point along the reaction path. Be- 
cause the surface and coherency energy associ- 
ated with this plane as an interface between 
austenite and martensite is the least of all pos- 
sible planes, the strain spreads along this plane 
into the austenite to form the martensite plate 
This plane of zero distortion and zero rotation 

t interface plane and also the habit 
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On the Temperature Dependence of Self-Diffusion 
in Alpha Iron 


by |. D. Bakalar 


\ SELF-DIFFUSION study in iron has been un- The low temperature work of Birchenall and 

derway at M.LT. for several years. Part of 1 
: . ‘ Mehl has also indicated that the log D vs. 

the results reported at the Sylvania Conference he as also indi 1 B » 

on “The Physics of Sintering’! gave the diffu- plot for the « iron curves downwards somewhere 

sion equation Dz = 5.8e «1 (2) as holdins be- below 800 Cc. It was impossible to check ae 

aor ankors possible curvature with the standard surface- 
tween 809°C and 905°C. This equation has ie 

turned out to be in serious conflict with the Gecrease specimens (4 1G" cm prate thick- 

‘ . 4 ness) because of low sensitivity. Attempts were 

Dx —2.3 * 10e xr (2) later reported by Birch- therefore made to use a thinner radioactive 


enall and Mehl.’ It was felt that a check could plate such as adopted by Birchenall and Mehl. 
best be made upon the reported equations by Results were obtained which indicated curva- 
carrying out some diffusion runs in the 4 region ture but had to be considered unreliable because 
where the dffusion values predicted by (1) and of large anomalous scatter. It was felt that this 
(2) differ by more than 600 pct. Such runs have seatter might be due to surface diffusion. A 
verified that equation (1) holds in the x and new “surface increase” specimen was therefore 
regions for temperatures greater than 800°C devised to overcome this possibility. At the pres- 
ent time further runs are underway and results 
will be available for the October Meeting. 


!. D. Bakalar is with the Metallurgy Dept., Massa- , 94.98 1¢ 
ayside, Long Is , August 24-2 949 
chusetts Institute of Technology, Cambridge, Mass Bayside, Long Island, Augus e- 6, 194 
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Effect of Uniaxial Compressive Stresses on Self-Diffusion 
in Alpha Iron 


by F. S. Buffington 


7 effects of uniaxial compressive stresses on dioactive iron in the vapor phase, again 

self-diffusion rates in pure iron are being maintaining boundary conditions 

studied at temperatures high in the alpha range (4) The stress system within the specimen is 

The diffusion specimen is of the surface-de- simple, so that no complications occur in 

crease type, formed by plating radioactive iron determining the existing true stress. 

on one face of a disc of inert iron. A quartz (5) Analysis of results is rapid, requiring only 

dise is placed directly against the electroplated a few hours ; 

layer and a load applied on the quartz to stress 

the specimen in simple compression A possible disadvantage of the method is that 
This method has several advantages over the interdiffusion between quartz and iron and 

other possible ones in that: loss of radioactive iron as vapor may give erro- 


neously high D values. However, it was found 
that this method gives a D value less than 50 
pet higher than the correct value at 885°C for 
unstressed specimens. It is possible to correct 
for this error, since it is a systematic discrepancy 


(1) The sensitive surface-decrease method 
permits short diffusion runs with little 
distortion and little change in cross-sec- 
tional area of the specimen 

(2) Any distortion which does occur is uniform 

within the diffusion zone, so that boundary 

conditions are maintained 

FS. Buffington is associated with Massachusetts In- 
The quartz disc in intimate contact with titute of Technology. Cambridge. Mass 
the plated face minimizes the loss of ra- am 
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\ AKING use of recent improvements in X- 
ray diffraction technique, quantitative pole 
figures were determined for rolled 2S aluminum 
The central portion of the pole figures (up to 
40° away from the center) was determined by 
the Schulz reflection method,’ the peripherial 
part of the pole figures (from 40° to 90° away 
from the center) was determined by the Decker, 
Asp and Harker transmission method 
The aluminum strip was produced according 
to the following schedule: Alternate annealing 
(30 min at 380°C) and rolling (33 pet reduction) 
to a thickness of 0.500 in. Penultimate anneal 
at 380 °C for 30 min and final rolling reduction 
of 95 pet to a thickness of 0.024 in. Three and 
one-half in. diam rolls were used, lubricated with 
light mineral oil. The reduction per pass was 
approximately 10 pet. Two rolling procedures 
were used: A-—-continued rolling in the same di- 
rection, B-—strip reversed end to end between 
passes. X-ray specimens were prepared of both 
the center of the strip and the surface. The 
center specimens were obtained by dissolving 


Hsun Hu is a Graduate Student, and Paul A. Beck 
Professor in the Dept. of Metallurgy, University of 
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Fig. 1— (Left) (111) 


28 aluminum. Last re- 

duction 95 pet by roll- 

ing to 0.024 in. Speci 

men 0.004 in. thick 

from center portion 

of strip indicates 
“ideal position” of 
(111) poles for (7, 12, 
22) (4, 5, 8] texture ; 
A indicates (110) 
[112) texture. 4 in 
diecates (112) [111] 

texture Thin con- 

tour lines show inten 

sity increments ot 

100, thick contour 

lines show intensity 

increments of 300, in Fig. 1 
arbitrary units 


Fig. 2—(Right) (111) pele figure for surface 


Rolling Texture in Aluminum 
by Hsun Hu 


Paul A. Beck 


pole figure for rolled s 


the strip in acid at both surfaces until the 
thickness was reduced to 0.004 in. The surface 
specimens were prepared in the same way, ex- 
cept that one surface was protected from the 
acid by paint 

The results indicate that the center portion of 
the strip has very similar texture regardless of 
whether rolling procedure A or B is used. The 
outstanding feature of the pole figure (Fig. 1), 
apparentiy not previously reported, is the pres- 
ence of two sharp, high intensity maxima 25 
away from the center, toward, respectively away 
from the rolling direction. These maxima, which 
represent by far the highest intensities in the 
whole pole figure, are not accounted for by 
either one of the “ideal textures” previously re- 
ported: a-(110) Rolling Plane, [112] Rolling 
Direction, b-(112) Rolling Plane, [111] Roll- 
ing Direction, or c-(236) Rolling Plane, [533] 

tolling Direction. It was found that an “ideal 
texture”, consisting of four symmetrical orienta- 
tions corresponding approximately to (7, 12, 22) 

Rolling Plane, [4, 5, 8] Rolling Direction fits 
the data best. These orientations account very 
well for the strongest maxima near the center, 
fairly well for the four second highest intensity 
maxima at the periphery, but only approximately 


Fig. 2 


rolled 2S aluminum (rolled in one direction). 


Last reduction 95 pet by rolling without reversing strip end to end between passes. Strip 0.024 
in. thick, specimen 0.004 in. thick from surface of strip. Contour lines show intensities suc- 


cessively doubled for each increment. in arbitrary units. 
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for the other maxima shown in the pole figure 

The surface texture of the strip given a final 
rolling reduction with each pass in the same 
direction, procedure A, was somewhat similar to 
the texture in the center. The deviations can be 
largely described in terms of a shifting of all 
poles forward, i.e. toward the direction of rolling 
The resulting assymetrical pole figure is shown in 
Fig. 2. The surface texture of the strip final- 
rolled with reversals between passes, procedure 
B, was entirely different. It corresponded closely 
to an ideal position (100) [011], which was pre- 
viously reported by Vargha and Wassermann.’. 
These authors associated the occurrence of the 
(100) [011] surface texture with a larger strip 
thickness (5 mm). They found in thinner strips 
(1 mm or less) a surface texture similar to the 
inside texture. The present work shows that both 
types of surface texture can be obtained at the 


Annealing Texture in 


Rolled Aluminum Strip 


sume strip thickness. The type of surface tex- 
ture is determined by the rolling procedure. 

This work was supported by the Office of Naval 
Research, U. S. Navy, Contract No. N6ori-165, 
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by Paul A. Beck 


_ rolling texture of 2S aluminum has been 
re-determined by quantitative methods and 
found to consist, essentially, of four symmetrical 
(7, 12, 22) [4, 5, 8] orientations’ two of which are 
shown in Fig. 1. It was found that a salt bath 
anneal of 5 min at 300°C was just sufficient to 
completely recover the hardness which had been 
increased as a result of rolling. The quantitative 
pole figure determined for the inside of the speci- 
men annealed for 5 min at 300°C is given in 
Fig. 2. It is seen that, essentially, the four orien- 
tations present in the rolling texture are retained 
and that an additional orientation, namely the 
“cube orientation”, (100) [100], appears. This is 
borne out by the (200) pole figures determined 
but not shown here 

Microscopic observations were made by the 


Fig. 1 


Hsun Hu 


oxide film-polarized light method of the struc- 
ture of high purity aluminum as rolled, and of 
the changes occurring upon annealing. These 
observations indicate that in the as rolled con- 


dition considerable orientation spread exists 
within each deformed grain, connected with the 
very general occurrence of kink-bands. By means 
of color, two predominant orientations can be 
identified in the deformed material; neighboring 
kink-bands alternate between these two orienta- 
tions. Considering that the optical method used 
cannot discriminate between two orientations re- 
lated to each other by 180° rotation around the 
optical axis (the specimen surface normal), the 
two microscopically observed orientations corre- 
spond to the four orientations in the pole figure 

As observed microscopically, during annealing 


Fig. 1—(Left) Rela- 
tionship between two 
components of the (7, 
12, 22) 14, 5, 8] rolling 
texture. Component a 
(indicated by ) 
transforms into com- 
ponent (indicated 
by A) a rotation 
of about 38 around 
a common [111] di- 
rection (A). A (LID) 
pole of each compo- 
nent of the rolling 
texture and a (111) 
pole of the “cube tex- 
ture” (indicated by A) 
nearly coincide. The 
“cube texture” can be 
approximately derived from any 
component of the rolling texture 
by a [111] retation of 40. 


Fig. 2 


Fig. 2—(Right) Annealing texture of 2S aluminum, Strip annealed 5 min. at 300 C, after rolling 
reduction of 95 pet. Specimen 0.004 in. thick from center of 6.024 in. thick strip. “Ideal posi- 


tion” of (7, 12, 22) [4, 5, 8] component of annealing texture shown by 


. the “cube” component 


is shown by 4. Thin contour lines show intensity increments of 100, thick contour line shows an 


intensity increment of 200, in arbitrary units. 
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a considerable portion of the material within 
each kKink-band retains its original orientation 
Even though such a region essentially retains its 
average orientation, it becomes subdivided into 
a large number of small domains of slightly devi- 
ating orientations. This complete recovery with- 
out orientation change apparently corresponds to 
the process designated by Crussard® as “recrys- 
tallization in situ” and by Orowan' as “polygoni- 
zation”; it now turns out to constitute a major 
part of the softening process in highly ceformed 
(e.g. 95 pet rolled) high purity aluminum. Micro- 
scopic observations indicate, in addition to poly- 
gonization, the occurrence upon annealing of two 
sets of recrystallized grains corresponding to two 
new orientations, within each region having pre- 
dominantly a single orientation in the as rolled 
condition. The orientation of one set of recrys- 
tallized grains growing in regions predominantly 
of the a orientation, as rolled, corresponds quite 
well with a orientation of the deformed ma- 
terial, and vice versa. As seen in the pole figure 
(Fig. 1) an « and a / orientation have a common 
[111] pole; the relationship between these two 
orientations is equivalent to a [111] rotation of 
ibout 38 The importance of this orientation 
relationship in recrystallization has been previ- 
ously demonstrated for slightly deformed single 
crystals' and for highly rolled and compressed 
single crystals of high purity aluminum’. It now 
appears to govern as well the re-orientation upon 
recrystallization in polycrystalline 2S aluminum 
after high deformations. Both the “recrystalliza- 
tion in situ” and the re-orientation of the type 
described result in the retainment of the defor- 
mation texture upon annealing 


Order-disorder Phase Change in Cu.,Au Alloys 


by F. N. Rhines 


from the disordered to 
the ordered state, and the reverse, has been 
followed by electrical resistivity measurements 
in which equilibrium has been established for 
each increment of temperature change, in Cu 
Au alloys, ranging in composition from about 
Equilibrium 


was attained very quickly at temperatures above 


20 to about 32 atomic pet of gold 


the transformation ip to three weeks was re 
quired within the transformation interval and 
a matter of a day or two below the temperature 
interval of transformatior rhe temperature-re 

tivity curves have two sharp inflections corre 
pondi to the limits of the transformation in 
terval, the temperature pread between these 
inflectio being least ne 25 atomic pet of gold 
CuAu) and greater the more the composition 
departs from this value 

A nearly exhaustive irvey of the literature 
P i Memb 
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The orientation of the second set of recrystal- 
lized grains growing upon annealing is very simi- 
lar everywhere in the rolled specimen, regardless 
of the local orientation of the region in which 
the new grains are growing. By means of color, 
it is possible to identify this orientation as one 
with a cube face parallel to the specimen surface. 
This set of new grains then corresponds to the 
“cube orientation” (100), [100], which is formed 
during annealing, as seen in the pole figure. It is 
remarkable that a [111] pole of the recrystallized 
‘cube grains” approximately corresponds to a 
[111] pole of each of the four matrix orienta- 
tions; the formation of the cube orientation com- 
ponent of the annealing texture can be also 
described approximately as a [111] rotation of 
40. As found previously’, a re-orientation of this 
type is the result of the orientation dependence 
of the rate of grain boundary migration. 

This work was supported by the Office of Naval 
Research, U. S. Navy, Contract No. N6ori-165, 
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upon order-disorder transformations has _ re- 
vealed a number of cases in which a sharply 
defined temperature interval of transformation 
has been reported for other alloy systems. More- 
over, it has been found that the absence of such 
finding has generally been associated with tests 
run under conditions that are not expected to 
ensure the attainment of equilibrium 

It is concluded, upon the basis of this and 
other evidence, that the order-disorder trans- 
formation proceeds as a Classical Gibbsian phase 
change. Ordering is believed to occur by a nuc- 
leation and growth process. Except at the ideal 
composition of CuAu (which has virtually no 
effective composition range, but exists only at 
a sharply defined composition), the ordered and 
disordered phases are capable of coexistence at 
equilibrium within the transformation interval 
i.e. the two-phase region of the phase diagram 
It is recommended, therefore, that phase dia- 
grams involving order-disorder transformations 
be drawn in accordance with the requirements 
of the Phase Rule 
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Measurements on the Rate of Secondary Recrystallization 
in High Purity Silver 


by F. D. Rosi 


— investigation is one of a series primarily 
designed to measure the rate of growth of 
secondary grains at various temperatures for a 
number of high-purity metals (Al, Ag and Cu). 
It is hoped that this will lead to a better under- 
Standing of the underlying atomic processes 
governing this recrystallization reaction. 

In this first group of experiments, measure- 
ments have been made of the secondary trans- 
formation in high purity silver (99.99+) in the 
form of cold-rolled sheets 0.02 in. thick. Anneal- 
ing these sheets in the temperature range of 
433° to 533°C produced a primary recrystallized 
structure with a grain size of the order of 0.02 
mm. On prolonged heating in this temperature 
range, secondary crystals appeared at various 
points ranging in size up to approximately 2 mm 
diam. Generally speaking, these crystals ex- 
hibited a preferential growth in the direction 
of rolling and showed corrugated boundaries 
demonstrating visibly that the growth is pro- 
ceeding preferentially along grain boundaries in 
accordance with the principles of boundary mi- 
gration. 

The results of the growth velocity measure- 
ments showed that the rate of growth, V, is in- 
variant with time similar to the growth rate of 
primary grains in a uniformly deformed test piece. 
Furthermore, it was established that the tempera- 
ture dependence of the average velocity of in- 
visible grain growth (reciprocal of “induction 


F. D. Rosi and B. H. Alexander are Senior Engineers 
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and B. H. Alexander 


The Plastic Behavior of Silver Single Crystals 
at Various Temperatures 


period”) as well as the time independent velocity 
of visible grain growth may be given by the ex- 
pression (V = V, e® ®*). 

Thus, the velocity of grain growth in sec- 
ondary recrystallization corresponds with the 
growth rate of most processes in solids involv- 
ing relative movements of atoms. 

Activation energies have been calculated de- 
scribing the temperature dependence of both 
the visible and invisible growth processes. These 
values strongly suggest that the underlying 
atomic process of crystal growth is one of grain 
boundary self-diffusion. These results further 
suggest that grain growth is taking place during 
the so-called induction period by the same proc- 
esses governing the growth of visible grains, and 
that this early-stage growth is probably impeded 
by the small number of contact areas between 
the growing grain and its surrounding fine- 
grained structure. 

Some studies have been made of the orienta- 
tion relationships between the deformed and re- 
crystallized structures. It was found that the 
secondary grains exhibited an orientation simi- 
lar to the deformation texture. This indicates 
that the nuclei responsible for secondary recrys- 
tallization are formed during the deformation 
process, and that the orientation dependence of 
the secondary crystals is responsibie for their 
growth. 

Experiments are also being conducted to study 
the effect of grain size of the primary recrystal- 
lized structure on the growth velocity of sec- 
ondary grains. 


by F. D. Rosi 


ie plastic properties of silver single crystals 
(99.99+) have been investigated at room tem- 
perature (295K) and the temperature of dry 
ice (205K) for small amounts of extension 
(max 2 pct). Determinations of critical re- 
solved shear stress and coefficient of shear hard- 
ening were made, and both properties were found 
to increase with a decrease in temperature. Fur- 
thermore, these properties were consistent with 
the Schmid law of critical shear stress govern- 
ing the initiation of the slip process. Values of 
the elastic modulus at 295°K showed a marked 
dependence on the crystallographic orientation. 

At both temperatures the stress-strain dia- 
grams demonstrate a rather sharp advent of 
plastic flow, and an almost linear rate of strain 
hardening. In all cases, the hardening rate in- 
creases after definite values of shear stress and 
shear strain which are independent of orienta- 


tion. An analysis has been made of the depend- 
ence of this inflection in the shear stress-shear 
curve on the temperature of testing 

Short time creep tests (max 3 minutes) were 
made by interrupting the loading along differ- 
ent portions of the stress-strain curves. These 
tests have yielded some interesting data corre- 
lating the rate of creep with both the rate of 
strain hardening and the temperature of test- 
ing. In addition, an orientation dependence of 
these curves has been established 

At present this work is being extended to in- 
clude investigations at 77 K and 373° K. Similar 
studies are also being made on single crystals 
of copper and magnesium 


F. D. Rosi is Senior Engineer for Sylvania Electric 
Products, Inc., Bayside, L. J 
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Studies on Control of Growth 


or Shrinkage of lron-Copper 


Compacts During Sintering 


by Jerome F. Kuzmick 
and 


Edmund N. Mazza 


| Pap einteos powder is a popular additive to iron ness and strength. It was found that the cast 
4 powder in the production of iron base porous iron melted, and, being soluble in the iron, 
bearings and molded machine parts produced caused a shrinkage effect which partially offset 
: by powder metallurgy. Sintering is usually done the growth effect of the copper 
above the melting point of copper, so that it oc Since the carbon additives resulted in parts 
curs in the presence of a liquid phase. Sufficient too hard for sizing, an investigation was made to 
diffusion of copper occurs to materially strength- determine the cause of growth. An iron powder 
; en the iron powder compact produced from mill scale which showed shrink- 
However, there is more difficulty in control- age with copper was examined microscopically 
ling dimensions of sintered iron-copper com- and found to have a more porous surface than 
pacts as compared to pure iron. Most iron pow- the Swedish powder. A powder produced from 
ders mixed with copper, pressed and sintered decarburized steam atomized cast iron had the 
how excessive growth A few show excessive least porous surface. Compacts containing 10 
hrinkage. None remains constant pet copper were produced under identical con- 
The experiments described in this paper were ditions from the three powders and showed 
made primarily on Swedish sponge iron powder 0.5 pet shrinkage, 2 pct growth, and 2.8 pct 
produced from magnetite A series of specimens growth respectively. This indicated that par- 
produced with addition mn a range of 1 to 10 ticles with porous surfaces absorbed copper dur- 
pet copper showed maximum strength between ing sintering causing shrinkage. With less por- 
7 and 10 pet. However maximum growth also ous surface, more of the copper penetrated be- 
occurred in this range. A series of 93 pet iron tween the particles by capillarity, causing 
7 pet copper specimens sintered over a range of growth 
temperature howed that maximum growth oc To further prove this theory, the iron powder 
curred at about 1150°C. Increasing sintering with the most porous surface was annealed at 
time decreased growth, indicating that maximum 2000 F until sufficient sintering occurred to 
growth occurred early in the sintering cycle cause some sealing of the surfaces. The sinter 
Many experiments were performed with vari cake was reground to powder. The annealed 
ous additives in an attempt to decrease the ex powder showed 0.6 pct expansion with copper 
cessive growth. Additions of graphite up to 1 against 0.5 pet shrinkage annealed. A powder 
pet cut down growth from 2 pet to 03 to 0.5 was prepared in the laboratory from Swedish 
pet, a more reasonable figure rhe graphite magnetite under conditions which resulted in 
simultaneously carburized the compact, increas porous particle surfaces. Shrinkage of about 
ing its hardne and stre th. Such iron-cop 1 pet oecurred against growth of 2 pct for the 
per-graphite mixtures have come into popula normal material 
use for wear resistant parts which do not have Finally, it was thought that the addition of an 
to be sized to close dimensior Subsequently organic material to the Swedish iron-copper 
it was found that the addition of a small amount compacts would solve the problem. If the or- 
of cast iron powder to the iron-copper-graphite ganic material volatilized at about the melting 
mixture further cut growth and increased hard point of copper, it would promote new pores for 
copper infiltration. Various additives were tried 
} F. Kuzn President of the Welded Carbide including resins, carbon black, and pitch. All 
Tool Ce Cc for N nd M Metallur 


helped reduce growth, and the best results were 
obtained with powdered coal tar pitch. 1 pct of 
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the latter cut growth from 2 pct to 0.5 pet; 2 
pet pitch eliminated growth, and 3 pct pitch 
showed about 0.3 pct shrinkage. Weight loss 
tests showed that most of the pitch volatilized 
a little above the melting point of copper. 


in Progress 


Thus the coal tar pitch additive can be used 
to control dimensional changes of iron-copper 
compacts during sintering. It does not excessive- 
ly harden the parts, so that they can be suc- 
cessfully sized. 


Y a method similar to that of Geech & Jones 
the change in size and shape of the interstices 
between 5 mil copper wires has been followed as 
a function of time at various sintering tempera- 
tures. It has been found that the initial rate of 
decrease in the size of these voids is greater the 
higher the temperature. Upon sintering, the tri- 
angular cusp shaped voids between the wires be- 
come circular in cross-section and are connected 
to each other by grain boundaries. As long as these 
grain boundaries are present the voids continue to 
decrease in size. After a length of time, which de- 
creases with increasing temperature, these grain 
boundaries disappear, and after their disappear- 
ance no further decrease in the size of the voids 
occurs. Because the grain boundaries disappear 
sooner at higher temperature, the overall de- 
crease in the size of the voids is smaller, even 


B. H. Alexander and R. Balluffi are associated with 
Sylvania Electric Products, Inc., Bayside, L. I 


_— is an experimental study of the movement 
of markers during diffusion in solid solutions, 
the phenomenon discovered by Kirkendall and 
theoretically studied by Seitz, Darken, Bardeen, 
and others. Six systems have been investigated, 
at a series of temperatures: brass; Cu’ Sn-.« 
solid solution; Cu/Al-,. solid solution; Cu/Ni: 
Ag’‘Au; Cu/Au diffusion couples have been 


L. C. C. da Silva and R. F. Mehl are associated with 
the Dept. of Metallurgical Engineering at Carnegie 
Institute of Technology, Pittsburgh, Pa 


Experiments on the Mechanism of Sintering 
by B. H. Alexander 


R. Balluffi 


Interfaces in Diffusion in Solid Solutions 
by L. C. C. da Silva 


R. F. Mehl 


though the initial rate of decrease is greater, at 
the higher temperatures. 

We have concluded from these experiments 
that grain boundaries are essential for the sin- 
tering of powdered metal compacts, and that the 
finer the grain size, the more rapid sintering will 
occur. A series of experiments on powdered silver 
compacts is in progress, and it has been found 
that any treatment which can affect the initial 
recrystallization, and hence the grain size, of the 
pressed compacts will change the rate of sinter- 
ing markedly. The effects of recovery at room 
temperature; recrystallization at low tempera- 
tures; rate of heating; and atmosphere are being 
studied in silver compacts, and it has been found 
that all of these can have a pronounced effect on 
the rate of sintering. An attempt is being made 
to explain these effects according to variations 
in grain size of the specimen. 


Research, Vol. 2, p. 493, 1949 


made by welding. Markers of many types 
have been used, including W, Mo, Ni, Pt wires; 
Pt, Ta, W, Fe, Ni, foils; C, Al.O,, Fe,O 
powders. All markers move, and by the same 
amount in a given system, the phenomenon is 
thus not a property of the marker; the move- 
ment, with respect to the Matano interface, has 
been measured for the separate systems. In the 
Cu. brass couples, the markers move toward the 
high Zn side; in the Cu Al system, toward the 
high Al side; in the Cu’Sn system, toward the 
high Sn side; in the Cu/Ni system, toward the 
Cu; in the Ag’/Au system, toward the Ag; in the 
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Cu/Au system, toward the Au. Measurements 
agree well with Kirkendall’s, showing that the 
technique of joining is unimportant. The Matano 
interface agrees with the original interface, 
showing conservation of lattice sites. The amount 
of marker shift differs from system to system, 
for unexplained reasons; the amount of shift is 
sometimes near the maximum possible; it is 
large in Cu Zn and Cu Ni systems, smaller in 
others. Dimensional changes seem to be restricted 
to the direction parallel to diffusion flow. Cu, Zn 
couples exhibit apparent traces of porosity in the 


diffusion zone (and anomalously low hardness 
therein) while no such porosity could be found 
in other systems. Only the vacancy mechanism 
of diffusion appears to be useful in explaining 
these phenomena, though other theoretical points 
remain to be explored. Inasmuch as the amount 
of shift is independent of the nature of the ex- 
ternal surface of the diffusion couple, and of the 
dimensions of the couple, it appears that oper- 
ating vacancies cannot come from external sur- 
faces but must be generated within the diffusion 
zone itself. 


'’ part of a general project to study the prop- 
erties Of metal surfaces, experiments are be- 
ing carried out designed to elucidate the influ- 
ence of surface treatment and structure upon the 
reactions taking place when metals are placed in 
ionic solutions containing radioactive ions. The 
behavior of metals in solutions may be studied in 
greater detail with the aid of radioactive tracers 
than has been possible with the methods previ 
ously available. This applies especially to cases 
where some of the ions in solution are composed 
of the iame element as the metal, and the tracer 
technique is then the only method that can be 
ised to follow the reaction 

The first part of the work deals with the so- 
called phenomenon of “exchange” between met 


als and radioactive ions in solution. This was 
first demonstrated in 1929 by Hevesy who found 
that when a specimen of lead was placed in a 
olution containing thorium B ions it acquired a 


surface activity corresponding to over 1000 atoms 
thick of thorium B. No further work appears to 
have been done on the ibject until recent vears 
when Rollin, Coffin and Tingley, and Hensley et 
al published notes on some experiments confirm 


ing this phenomenon with radioactive silver and 
odium ions. In our studies radioactive ions of 
cobalt, chromium, nickel and iron are being used 
in solutions into which are immersed numerou 
metals and alloy With variou surface treat 
ments. The effect of the presence and absence 
MW. T. Sin h ti le Rese } 
La if Cc t i 4 } P gl 
Pa 


The Application of Radioactive Tracers to the 
Study of Metal-Solution Reactions 


by M. T. Simnad 


of oxygen in the solutions and of oxide films on 
the metals, the influence of time, temperature 
and pH are being studied. The distribution of 
the radioactive ions deposited on the metal sur- 
faces is shown by means of autoradiographs and 
their quantity measured by counting with a 
Geiger-Miuller counter 

The experiments with radioactive cobalt and 
chromium indicate that the phenomenon of ex- 
change is actually a local electrolysis resulting 
from differences in electrcde potential on the 
metal surfaces. The experiments with radioactive 
chromium, in which active chromate ions were 
used in the solutions, have served to show that 
passivity in chromate solutions results from the 
deposition of chromate ions at anodic points on 
the metal surface, and the distribution of these 
points following various passivating treatments 
is brought out in autoradiographs of the speci- 
mens. Further experiments have been designed 
or are in progress using radioactive chromium to 
study the nature and composition of oxide films 
on ainless steels and their behavior in solu- 
tions, and to throw further light on the phenom- 
enon of grain-boundary sensitization of stain- 
less steels 

In conjunction with these experiments, work 
is in progress to study the kinetics and mechan- 
ism of electrodeposition in very dilute solutions 
and in its earliest stages. The influence of the 
numerous factors which affect the nature of 
electrodeposits will be studied, especially the in- 
fluence of surface structure upon the nucleation 
and growth of the deposits. The use of tracers is 
a highly sensitive tool for the study of this sub- 
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Development of the Lead Blast Furnace 


At Port Pirie, South Australia 


This paper describes the developments of the lead blast furnace 
at The Broken Hill Associated Smelters Pty., Ltd., from the original 


standard furnace to the present wide shaft type, with two super- 
imposed rows of tuyeres. The metallurgical operations of the blast 


N this paper it is proposed to follow the develop- 
ments in the design of the lead blast furnace at 
Port Pirie from the time The Broken Hill Associated 
Smelters Pty. assumed control in 1915 to the present 
time, with special reference to the development of 
the system using two superimposed rows of tuyeres 
as 1S now In operation 

Lead smelting operations first commenced in 1889, 
when the British Broken Hill Pty. Ltd. started its 
first furnace. This was followed by installing two 
more furnaces during the same year and another 
the following year. In 1892, Broken Hill Proprietary 
Co. Ltd. acquired the smelting works and combined 
operations with those at Broken Hill, New South 


L. A. WHITE is Smelter Superintendent, The Broken 
Hill Associated Smelters Pty. Ltd., Port Pirie, South 
Australia 

AIME New York Meeting, February 1950 

TP 2889 D. Discussion (2 copies) may be sent to 
Transactions AIME before Dec. 15, 1950. Manuscript 
received Jan. 1, 1950 


Wales; by 1897, the whole of the smelting opera- 
tions had been transferred to Port Pirie and thirteen 
blast furnaces were built to treat the Broken Hill 
ore production 

In 1915, The Broken Hill Associated Smelters Pty 
Ltd. took over from the Broken Hill Proprietary and 
have carried out operations since that time 


furnace section of the Port Pirie Works are also described. 


TRANSACTIONS AIME, VOL 


From its inception, the present company started 
on a long range program of reconstruction, in which 
the development of the lead blast furnace has played 
a prominent part. 

A definite trend in plant development has been 
towards the simplification of plant control by a 
reduction in the number of operating units. The 
great advantages of technical control which resulted 
from the very simplified flowsheet established in 
the continuous refining process stimulated the de- 
sire to extend the principle to the smelting opera- 
tion 

Thus in the sequence of furnaces described here, 
it will be noted that the trend has been towards 
larger and, of course, fewer units. With each such 
development it is significant that the operating con- 
ditions and metallurgical results have shown steady 
improvement 

Standard Furnace 

In 1920 there were seven furnaces operating, five 
of a type subsequently called the standard furnace 
and two of the original thirteen smaller furnaces, 
the latter type being used for the treatment of 
drosses, etc. produced from the refinery section, 
while the standard type carried out the main, lead- 
smelting operations 

The standard furnace (figs. | and 2) had the 
dimensions given in table I 
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: Fig. 1—Standard blast furnace. 13 ft 


cable-drawn charge cars with bottom discharge 
doors ran over the whole line of furnaces. 

This standard type furnace design remained in 
operation till 1934, minor alterations carried out in 
the meantime were: (1) Mild steel jackets were re- 
placed with cheaper cast-iron jackets. (2) The 
vertical distance of the tuyeres from the top of the 
crucible was increased from 12 to 24 in., as it had 
been proved that better settling of the lead from the 
slag could be obtained by being able to hold the 
slag inside the furnace for a longer period. (3) 
Installation of water-cooled gas offtake hoods. The 
offtakes prior to this change were made of mild 
steel which, in time, became distorted to such a 
degree through heat that draughting at the top of 
the furnaces was not satisfactory, which in turn 
meant loss of fume and was also a health hazard to 
the operators 

Other major alterations carried out between 1920 
and 1929 were: (1) The installation of the over- 
head telpher handling system for the delivery of 
charge to the furnaces (fig. 3). (2) The change to 
slag granulation on the furnaces instead of tapping 
molten slag into pots, transporting and tipping at 
the slag storage in this form. (3) Installation of a 
traveling crane at the tapping floor section for hand- 
ling bullion in the molten state instead of moulding 
into bars which it was necessary to manhandle and 
remelt in the refinery section. With the installation 
of this crane, the copper drossing operation was 
transferred to the blast furnace section from the 
refinery 

In 1934, No. 4 furnace was rebuilt, the dimensions 

& REL DIELS fend? | being similar to the standard type, but the effective 
smelting shaft was reduced by 5 ft, i.e., from 18 to 

following certain American designs at this 
time. The object was to determine the effect of a 


This furnace hi a single stee 

This furnace had a single row of mild ' Table I. Standard Furnace Dimensions 
riveted jackets 6 ft high, 22 tuyeres (11 per side) 

with 5-in. openings. The first 9 ft of the shaft above Crucible Length 17 ft Oi: 

the jackets was constructed with firebrick, the re- " ath 3 ft 10 in 

epth 2ft 3in 

mainder being built of hard red brick which stood Furnace shaft at Length 17 ft 0in 

up better than the firebrick to the abrasive action of bottom of jackets Width = 3ft1l0u 

the charge and the effect of the barring operation At top of jackets Length 18 ft 6 in 

Width 6ft On 

for accretion removal At feed floor Length 19 ft 6 in 

The furnace was fitted with a thimble type top Width = 7ft Qin 

: Depth from top of crucible 
and the gases were drawn off at both ends by steel to feed floor 20 ft Oin 
, Depth from center o 

offtake flues leading by downcomers to a main 19 ft Oin 

brick flue delivering to a baghouse. A system of 


shorter shaft on the furnace production rate and 
lead content of the slag 

The furnace was started in 1935 and operated 
until 1940. In its early stages the furnace was 
slower in speed than the standard type furnaces, and 
the lead content of the slag was higher. 

Alterations were made increasing the furnace 
shaft by 2 ft, and a standard offtake hood was fitted, 
after which this furnace became the fastest smelt- 
ing standard type though the lead content of the 
slag was still the highest. 

It was felt that no particular advantages could be 
claimed for this furnace except that barring opera- 
tions were easier due to the shorter shaft. 


First Modified Furnace 


In 1935, research work was carried out with a 
small experimental blast furnace with multiple rows 
of tuyeres, three sets in all being used stepped out- 
Fig. 2—Standard blast furnace. ward from the lower to the higher rows, and from 
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the results obtained the first double row tuyere fur- 
nace came into operation in 1936. 

After considerable work on the height of the 
charge column and the width at the tuyeres the 
following conclusions were reached: (1) There is a 
plastic condition in the furnace shaft which tends to 
bridge the gap between shaft accretions and pre- 
vent a regular movement of the charge through the 
furnace. (2) The active penetration of the blast at 
the tuyere zone is limited to approximately 24 in. 
(3) The width of the active zone in the wider part 
of the furnace is only 12 in. greater than that at the 
tuyere zone. 

From these points it was deduced that the useful 
width of the furnace appeared to be related to the 
penetration of the blast air at the tuyere zone, and 
the spread of the blast air on reaching the wider 
part of the furnace, That is, for a furnace having 
a single row of tuyeres, the active shaft width ap- 
pears to be limited to 6 ft. If now an additional row 
of tuyeres on each side of the furnace is installed 
above the bosh and assuming a similar degree of 
penetration to be obtained in this zone as in the case 
of the lower tuyeres, it should be possible to ob- 
tain a shaft width of 12 ft. 

From the above observations it was decided to 
rebuild No. 5 furnace with two rows of tuyeres, but 
having in mind recent furnace developments in 
America the width across the lower tuyeres was in- 
creased to 5 ft. 

The main dimensions were: length, 17 ft; width 
between lower tuyeres, 5 ft; width between uppe1 
tuyeres, 10 ft; maximum width of shaft, 12 ft; 
vertical distance between upper and lower tuyeres, 
3 ft; distance from feed floor to lower tuyeres, 18 ft: 
height of lower tuyeres above crucible, 24 in. 

The furnace comprised two sets of jackets, the 
bottom row being the unconventional “chair” jacket, 
the second row retaining a slight bosh. Above the 
second row of jackets to the feed floor, the shaft 
was brickwork. 

This furnace was blown-in in October 1936 and 
operated until 1943. It was closed down for several 
weeks to install short water jackets to replace a 
row of tiles above the second tier of jackets which 
tended to burn-out at this location. At the same 
time, tuyeres were installed in the end jackets at 


Table Il. Comparison of Furnace Operations, 1939 


the level of the second row of tuyeres to try to pre- 
vent end accretions forming in the shaft 

During the first month, tapping of the furnace was 
carried out at both slag ends and lead wells, but it 
was found that tapping at one end could be carried 
out quite successfully even with maximum produc- 
tion 

The advantages shown on this furnace when com- 
pared to the standard furnace were: (1) Increased 
capacity, approximately 60 pct; (2) less top blow- 
ing; (3) less tendency for the charge to bridge due 
to the wider shaft; (4) variations in the grade of 
sinter had less effect on operating conditions; (5) 
more stable tapping floor conditions; and (6) in- 
creased operating efficiency due to less time lost for 
barring. 

Operating details comparing the various furnaces 
in operation during year ending June 1939, are 
given in table II. 


Second Modified Furnace 

From the experience and information obtained 
from the operation of No. 5 blast furnace, it was 
decided to rebuild No. 1 furnace on similar lines. 

The main design closely followed that of No. 5 
with the addition of several new features: (1) The 
shaft was completely water jacketed except the top 
section which had cast iron plates 30 in. deep. Three 
sets of jackets comprised the shaft. (2) Tuyeres 
were placed in end jackets at the height of the top 
row of tuyeres. (3) The jackets sloped outwards 
from the bosh of the second row of jackets resulting 
in a shaft opening at the top 22x14 ft, shaft width 
at the top row of tuyeres 17x9 ft, and at the bottom 
row of tuyeres 17x4 ft. (4) The tuyere opening in 
the jackets was in the form of a slot, oval in shape, 
providing three tuyere punching holes per slot, the 
aim being to have, as nearly as possible, a continu- 
ous opening for the admittance of air at the tuyere 
sections. 

This furnace was completed and blown-in in July 


Standard 


Standard 


Shaft) Furnace 


316.03 459.35 


Charge treated per day, tons 


Coke on charge, pct 10.60 10.63 


Fixed carbon on charge 847 


Stoppages. hr per day 


Barring 1.29 O44 0.41 
Maintenance 0.26 0.18 029 
Total stoppages 1.55 0.62 0.70 


Operating efficiency, pet 93.53 97.42 97.08 


Average blast pressure, 
oz per sq. in 


Average blast volume, cfm 5,800 6.000 7,800 


Lead in slag, pct 2.61 


Lead tenor of furnace charge 37.31 37.31 37.36 


Note All tonnage figures in this paper are expressed in long 
tons 
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Fig. 3—High-lift telpher cranes discharging at 
blast furnace charge hoppers. 
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Fig. 4—Fourth modified furnace. 


1938, and is still available for smelting. The per- 
formance of this furnace was generally poor, top 
quickly, frequent top 


removal of 


accretions forming causing 
blowing and increased barring for the 
these accretions 

Even with the increased tuyere area openings, the 
speed was slower than its predecessor, No. 5 furnace 

The trouble experienced with the accretion for- 
the shape of the 
furnace and the ~jacketed shaft 

The bottom accretion formed at the bosh of the 
of the slope of 
the upper jackets, a ledge was formed causing the 
accretions to build vertically from this point and 
extend to the top of the shaft; thus the effective 
smelting width was reduced to approximately 10 ft 
and accretion removal was difficult under operating 


mation was felt to be caused by 
completely wate 


second row of jackets and, because 


conditions 


The furnace was shut down for several weeks and 
the top set of jackets made vertical, thus reducing 
the dimensions at the top of the shaft to 18x10 ft. 
At the same time, instead of maintaining the three- 
tuyere slot opening, as this gave no noticeable ad- 
vantage, a steel plate was inserted between the 
tuyere and the jacket opening with a 2 in. diam 
central hole. 

The furnace operating conditions were generally 
improved, but the speed was still slower than No. 5 
furnace, the main variation now being the dif- 
ference in width at the tuyeres: The width at bot- 
tom row of tuyeres of No. 1 furnace was 48 in.; of 
No. 5, 60 in.; and the width at upper tuyeres of No. 
1 furnace was 9 ft; of No. 5, 10 ft. 


Third Modified Furnace 


Due to the success obtained with the furnaces 
using two rows of tuyeres and with increased pro- 
duction becoming necessary, it was decided to build 
an even larger furnace. It was felt that the optimum 
furnace width had been established fairly well and 
that any increase in size must come by adding to 
the furnace length. 

This larger furnace (referred to as No. 3 furnace) 
was constructed in 1939 and came into operation in 
January 1940. 

The design was partly on the lines of both Nos. 1 
and 5 furnaces, though the length was increased to 
35 ft (twice the length of the previous furnaces). 
Width at the bottom row of tuyeres was 5 ft and at 
the second row 10 ft, the second and third row 
jackets rising vertically from the bottom jackets. 
This alteration was made to try to reduce accre- 
tion formation. 

The square ends were replaced by semicircular 
ends thus eliminating corners for the accumulation 
of accretions 

The covering fume hood conformed to the shape 
of the shaft with a central offtake, thus allowing 
for charge feeding around the whole furnace top, 
and allowing for removal of top accretions 
during normal furnace operation 

From its inception this furnace operated satis- 
factorily with good smelting rate. Operating condi- 
tions were good especially at the feed floor. 

Due to the increased length (35 ft, double that 
of a normal furnace), it was necessary to tap slag 
and bullion using both slag ends and lead wells, and 
the control here was not always easy. The furnace 
would get out of balance rather quickly, as it was 
not unusual to tap two thirds of the production dur- 
ing one shift from one end of the furnace while 
during the following shift production might swing 
to the other tapping end. There were 
when the slag conditions were excellent at one end 
of the furnace with a good flow, while at the other 
end the slag would be viscous and small in quantity 
This condition would also apply to the lead syphon 
There were times when this furnace was tapped at 
one end without any trouble, for example, during 
short periods when driving approximately at two 
thirds normal capacity, though if slag conditions 
deteriorated there was a tendency for lower tuyeres 
to fill at the closed end due to the long travel to the 
tapping end 

On the whole this furnace gave very good results, 
the major operating difficulty being the replacement 
of leaking shaft jackets which at times partly 
flooded the furnace. In these cases it would be some 


also 


occasions 
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days before the furnace was operating on full pro- 
duction again. 

Due to the increased bullion flow, the capacity of 
the bullion handling ladles was increased from 5 
to 10 tons, which is now standard on all furnaces. 

A weak point was the capacity of the slag settler 
pot, which was approximately one ton. Very close 
attention was necessary to the lead syphon, because 
if any hold up occurred here the settler pot would 
fill and overflow lead into the slag granulating 
launder, with explosive result. Because of its low 
capacity, the slag settler also gave relatively in- 
efficient separation of any entrained lead from the 
slag. 

Operating efficiency was increased further as less 
barring down was required, and, in the latter life 
of this furnace, barring was not carried out at all, 
as it was found that accretions grew to a limiting 
distance of about 18 in. and did not increase, pro- 
viding smelting rate and tuyere conditions were 
good. 

This furnace had a normal production rate treble 
that of the standard furnaces and about twice that 
of either Nos. 1 or 5 furnaces. Due to the necessity 
of operating both tapping ends and the high flow of 
bullion through the lead syphon, it was necessary 
to shut the furnace down after three years’ opera- 
tions and reline the crucible at the lead well sec- 
tions. At the same time the bottom row of jackets 
was renewed and extensive repairs carried out to 
super hoppers at the feed floor. 

It should be stated here that one of the most seri- 
ous troubles encountered in the water jackets on 
the furnaces results from a marine growth forming 
in the water space, thereby lowering the rate of 
heat transfer. This was more frequent in the “chair” 
type jacket on the modified furnaces, and as failures 
began to occur after two years’ service, it was also 
necessary to renew these shaft jackets. It must be 
understood that all cooling water used was sea 
water pumped from the local sea-port channel. 

The furnace operated until 1946, when it was de- 
cided to demolish it and proceed with the building 
of a new type, incorporating jackets cooled by fresh 
water. 

Table III gives the operating details, comparing 
the first, second, and third modified furnaces when 
working together during year ended June 1940. 


Fourth Modified Furnace 

The next step in blast furnace design was to con- 
struct a furnace aiming at the maximum capacity 
that could be obtained using only one tapping end, 
increasing the holding capacity of the slag settlers, 
trying to eliminate leaking shaft jackets, and instal- 
ling an improved type of refractory block at the 
lead syphon section in the crucible in order to in- 
crease the duration of a furnace campaign. With 
these points in mind the present No. 4 furnace was 
designed and constructed (figs. 4 and 5), coming 
into operation in January 1947 

Furnace design was identical with the previous 
No. 3 furnace with regard to shaft width, height of 
shaft, tuyeres, ete., but approximately two thirds 
the length, thus giving a corresponding smelting 
capacity while being able to operate on one end of 
the furnace and handle the production with reason- 
able ease 
Slag settlers were increased to 5-ton capacity and 
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sillimanite crucible blocks installed at the lead 
syphon of the crucible lining. 

Fresh water circulation was used through the 
shaft jackets, the supply being pumped through a 
closed circuit. The water was cooled by passing it 
countercurrent to a flow of sea water through a heat 
exchanger, the salt water then being used for slag 
granulation. 

The volume of fresh water pumped through the 
jackets was 706 gpm, while the volume of sea water 
used through the heat exchanger for cooling was 
1000 gpm. 

The average rise in water temperature after pass- 
ing through the jackets was 6°C, and the sea water 
rise on the heat exchanger was 4.5°C. The average 
working temperature of the jacket water was 40 
to 50°C. 

As stated above, this furnace came into produc- 
tion on January 1947, and has operated with very 
good conditions both at the feed floor and tapping 
section; stoppages for accretion removal have been 
further reduced and it can be stated that the main 
reasons for stoppages have been for maintenance 
and other causes not due to furnace operation. 

Shaft-jacket failures through leakages have totaled 
four in nearly three vears and in each case a small 
hole has been burnt ‘through on the flat of the 
“chair” jacket, indicating that the cause was prob- 


Table U1. Comparison of Furnace Operations, 1940 


Ist tnd Sed 
Modi Modi- Modi- 
fied fied fied 
Furnace burnace Furnace 
Charge treated per day, tor 47 409 954 
Coke on charge, pet 10.34 10.42 1921 
Fixed carbon on charge, pct 8.17 8.23 07 
Stoppages. hr per das 
Barring 0.30 O31 
Maintenance, etc 0.26 0 82 0016 
Tot 056 1.13 0.016 
Lead cont 2.21 2.20 2.40 
Operat 97.67 96.58 99 45 
Blast presst 9 “4 
Blast volume, cfm 7.700 8.000 13,900 
Lead tenor of charge, pet 40.27 40.37 40.37 
Note In the above tabulatior rd modified furnace was placed 
peration January 1940, and had not been barred at the time 


the summary was prepared 
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Fig. 6—Tuyere arrangement of the standard and 
fourth modified blast furnaces. 


ably a piece of speiss or pig iron lodging here and 


burning through the steel plate 

Due to reduced ore supplies this furnace was 
closed down in December 1948 after two years’ 
operation. There were indications that the crucible 
lining at the lead well section was failing, but after 


examination it was found to be in perfect condition 


On account of the successful results achieved by 


this furnace, a second furnace was constructed of 
the same design and dimensions and came into 
operation in June 1948. Its operation has been 


equally tisfactory 

Table IV shows operating details of the 
for year ending June 1948 

The present battery of blast furnaces and the 
equivalent refined lead production per day is as 
follows: furnace No. 1, 180 ton No. 2, 120 tons 
No. 3, 250 tons; No. 4, 250 tons; total, 800 tons 

Fi 6 is a diagrammatic plan of the tuvere 
arrangement of the standard blast fu and the 


fourth modified furnace 


furnaces 


rnace 


Metallurgical Operations 


Although f 
operating conditions and efficiency 
improvements in the 
ing section also have had their 

With the introduction of the 


irnace design has greatly improved 
continued de- 
velopments and blast sinter- 
effects 


present sintering 


Table IV. Comparison of Furnace Operations, 1948 


ith 
Standard Modified 
Furnace Furnace 
‘ 291 
1.83 
7.52 
B 00 
2 
T 
et 42 98.9 
B m 
le t f 45.1 4 
le 9 4 


plant in 1940, the product has been of a very uni- 
form quality, as the roasting operations are carried 
out on two 10 ft wide sintering machines with care- 
ful attention to charge preparation, charge mixing, 
and prevention of segregation. 

All fluxes needed for final slag composition are 
incorporated in the Dwight-Lloyd charge; the only 
materials not added here are refinery drosses and 
broken slag settler skulls which are added directly 
to the furnaces. 

Screening of all sinter is carried out over a 
screen, the undersize being 
sintering plant. 

Each sinter charge produced is weighed auto- 
matically, as is the coke per charge, thus the weight 
control is kept within very close limits 

All coke used passes through a coke breaker, set 
to reduce the larger pieces down to a maximum size 


54 in 
retreated through the 


of 4 in. After breaking, the whole of the coke is 
screened over a 34-in. screen, the fines being stored 
for use on the Dwight-Lloyd sintering machine 


when necessary. 

These limiting sizes were chosen having in mind 
the experience with the experimental blast furnace 
previously mentioned. 

The following general conclusions were drawn 
from the operation of this experimental furnace: 
(1) Small coke improves reduction, but through the 
tendency to burn out in the upper parts of the shaft, 
it leads to hot furnace top and poor conditions at 
the tuyere zone. (2) Large coke gives excellent 
tuyere conditions, but results in poor reduction, and 
likewise tends to cause hot furnace top and sticky 
conditions near the charge surface 

Scrap iron is added directly to the blast furnaces 
in varying proportions, the average being 1.5 pct of 
the charge weight. 


Charge Preparation and Handling 


The handling of all charge materials for the fur- 
naces is carried out by an overhead telpher hand- 
ling system comprising high lift cranes, secondary 
telphers, and storage bin system. The total capacity 
of the high lift cranes is 5 tons, and the secondary 
cranes, 2 tons. 

The overhead tracks 


. Which are 58 ft above ground 


level, span a section from the coke unloading area 
at the wharf front, and extend over the bin storage 
system, sinter loading floor to the charging section 
of the blast furnaces 


The charge handling operation consists in trans- 
ferring the weighed Dwight-Lloyd sinter in a skip 
position under the secondary telpher from 
which the weighed amount of coke, etc. is added, 
after which the skip is moved under command of 
the high lift crane. The skip is lifted and conveyed 
to the charge hoppers over the blast furnaces, which 
feed continuously into the furnaces 

A storage system under command of both types 
of telpher cranes contains bins for the storage of 
the charge materials, having the following capaci- 
ties: coke, 170 tons: lead dross, 300 tons; returned 
slag, 300 tons; Dwight-Lloyd sinter, 1600 tons. 

Lead dross is returned from the refinery section 
and comprises kettle skimmings and the pro- 
duced from the final refining furnace 
treated to recover the metal values 

Returned slag consists of broken slag skulls from 
settler pots from the blast furnaces which are usually 
contaminated with lead 

During periods when the Dwight-Lloyd plant is 
closed down, the stored sinter is conveyed to skips 


to a 


slag 
which is 
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by the secondary telpher, then handled in the usual 
way to the furnace charge hoppers 

The high lift crane takes approximately 5 min to 
make a complete cycle per charge which is equiva- 
lent to 100 charges delivered to the furnaces per 
8-hr shift. 


Table V. Composition of Charge Material 


Returned Lead 
D.L Slag Dross, 
Sinter Skalls Pet 
Pb 42.5 pet Pb 5.0 pet Pb 70 
Ag 12.0 oz per ton Ag 22 oz 
S10 8.9 pet Zn 9.0 
FeO 12.4 pet 
MnO 2.7 pet 
cao 8.8 pet 
Zn 10.2 pet 
Ss 1.9 pet 
S as SO, 1.0 pet 


The coke used (table VI) is mainly mixed coke 
produced by various companies from coal from the 
South Coast of New South Wales, the largest sup- 
plier being Illawarra Coke Co 

Slag Handling 

Slag is tapped from one end of each operating 
furnace into a cast steel settler pot of 5-ton capacity 
from whence it overflows into a cast iron granulat- 
ing launder where it meets a jet of salt water and 
is broken into granules, the largest size being ‘s in 
diam. 

A wide mouthed chute is used at the delivery into 
the granulating launder thus spreading the stream 
of slag before it comes into contact with the water 
jet 

In practice the water is supplied from the heat 
exchanger system of the fresh water-cooled fur- 
naces; prior to the construction of these furnaces 
the overflow jacket water was used, supplemented 
by water from salt water tank storage when neces- 
sary. Approximately 1000 gpm of water per furnace 
is used for slag granulation 

After granulation the slag passes down a curved 
cast iron launder to an elevator boot from which it 
is lifted by a bucket elevator into a storage bin of 
150-ton capacity and transported by 10-ton motor 

ransport units to the slag storage 

Slag is sampled from the settler overflow at 
hourly intervals and assayed at 8-hr intervals for 
plant control 

An average slag analysis is as follows: Pb, 1.37 
pet; SiO,, 21.1 pet; FeO, 28.3 pet; MnO, 4.5 pet; CaO, 
13.2 pet; AL.O,, 6.3 pet; Zn, 17.55 pet; S, 2.0 pet; Ag, 
0.10 oz per ton; new slag fall, 0.67; slag fall arising 
from circulating slag, 0.56; total slag fall, 1.23; and 
lead lost in slag per 100 tons lead produced, 0.92 
tons. 

Bullion Handling 


Lead bullion is tapped continuously from the lead 
syphon into brick-lined cast steel ladles of 10-ton 
capacity. These ladles rest on a low, four-wheeled 
carriage mounted on rails which lead under the 
bullion overflow spout. Two sets of rails, carriages, 
and ladles are available at each bullion overflow, 
thus the only time the bullion flow is stopped is 
when changing ladles. This operation occupies only 
2 to 3 min and the normal time for filling a ladle on 
the present large furnaces is approximately 45 min 

The molten bullion is conveyed by means of an 
overhead crane to the copper drossing section. The 
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crane runway is parallel to the blast furnaces and 
covers the copper drossing section as well as the 
battery of furnaces, also a section north of the fur- 
naces where spare kettle units are stored and the 
breaking of slag settler skulls is carried out. 

There are two cranes, the main hoist of each be- 
ing capable of lifting 20 tons, while the auxiliary 
can lift 5 tons; the traveling speed is 300 fpm. Nor- 
mal operations are usually carried out using one 
crane. 

Copper Drossing 


The copper drossing section comprises five 100- 
ton cast iron kettles each weighing approximately 
11 tons. The kettles are oval in shape, set on re- 
inforeced concrete foundations lined with firebrick 
and arranged for oil under-firing. Nos. 1, 2, and 4 
are used as drossing kettles, No. 3 as sulphur treat- 
ment kettle, and No. 5 as reheating kettle. 

The time cycle of operations which can be car- 
ried out is as follows: for drossing kettles—filling 
kettle, 3 hr; removing heavy dross, 1 hr; cooling to 
340°C, 31% hr; pumping to sulphur treatment kettle, 
ls hr; total, 8 hr: and for sulphur treatment kettles 
filling from drossing kettle, % hr; sulphur treat- 
ment, 1 hr; pumping to reheating kettle, ‘2 hr; total, 
2 hr. 

After filling, each dross kettle is skimmed with 
the bullion at a temperature of 450° to 500°C, ap- 
proximately 10 to 15 tons of copper dross being 
removed and charged into the copper dross treat- 
ment furnace 

The charge is now allowed to cool back to 340°C 
during which time further copper is thrown out of 
solution, but this dross is not removed. When the 
temperature has fallen to 340°C, a motor driven 
pump delivers the liquid metal into the sulphurizing 
kettle where it is treated with sulphur at the rate 
of 2 lb per ton of bullion for final copper removal. 
The sulphur is stirred in over a period of 20 min 
holding the temperature of the bullion as near to 
the freezing point as possible. The dross formed is 
skimmed off and returned to the drossing kettle for 
treatment in the next filling cycle 

After sulphur treatment the bullion is pumped to 
the reheating kettle (No. 5) where it is heated to 
450°C and then transported molten in a 15-ton 
brick-lined ladle to the refinery section for final 
refining 


Table VI. Analysis of Coke 


Analysis of Coke 


Analysis of Coke, Pet Ash, Pet 
Type Type Type Type 
B A 

VHC 1.6 29 46.5 58.5 
Fixed Carbor 79,1 68.1 Fe ».57 86 
Ash 19.3 29.0 MnO 0.45 o4 
Sulphur 041 16 CaO 5.43 12 
Porosity 46.7 40.0 MgO 18 o4 
Al,O $3.5 


Typical Blast Furnace Charge 


nter 6,600 Ib 
Ss 200 100 Ib 
Nil 100 Ib 
100 lb 


740 - 800 Ib 
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Table VII. Copper Removal 


Bullien Bullion Bullion 

after after after 
furnace Hot Cooling Suiphur 
Bullien Drossing te Treatment 


cu 1.1 02 0.04 0.004 pet 
A 0.25 0.26 0.14 0.14 pet 
Ag 46.0 pert 464 4146.0 if z per 
Au 004 pe 0.04 0.04 0.04 per 
Fe 02 

Bi 0.002 pet 002 pet 
s O12 


Table VII shows the copper removal through this 
ection 
Copper Dross Treatment 


skimmed from the kettles is 
charged directly into a reverberatory furnace to- 
gether with pig iron and a small quantity of silica 
and 

The top of the dross furnace is on the same level 


The coppel dro 


as the skimming floor of the copper drossing sec- 
tion, the dro wheeled in small pots (1/3-ton 
capacity) and enters the furnace through one of two 
water-cooled charging port et in the arch of the 
furnace 

Sullion is drawn off through a syphon tap (similat 
in design to the lead blast furnace) into a bullion 
ladle with 10-ton capacity under command of the 
bullion crane, then delivered to the drossing kettle 
for retreatment 

A double hole tapping breast is set in the furnace 
ide, the center of the top hole being 3 in. higher 
than the bottom hole 

Slag is tapped from the top hole, also matte, while 
coppt pe is tapped from the bottom hole. The 
whole of these products in turn is delivered to an 
endl chain castin machine, cooled by water 


pray, and discharged into skips under command of 


charge 


for recovery of the metal valu and the copper 
matte and copper spe are stored and shipped to 
Port Kembla, New South Wales, for copper recovery 
by the Electrolytic Refining and Smeiting Co. of 
Australia 

The furnace is fired with a 5 in. Major Oil Burner 
isin » to 45 eph of oil (Imp il) 

The normal furnace cl ‘ copper dross, 2240 
Ib: silica sand, 25 to 40 Ib; iron, 50 to 150 Ib 

Table VIII gives the composition of copper dro 
treated and products from the furnace 

\ furnace now ber constructed to treat the 
coppe ad isi! oda ash as is practiced by some 
American smelter nd will be ready for operation 

i 


Fume Recovery and Handling 


i 
ind mot ind de ered to the flue at the base of 
the main stack. The baghouss divided into eight 
ections, each section being 57 ft lor 14 ft 9 in 
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wide, and 49 ft 6 in. high, equipped with 156 woolen 
bags, 20 in. in diam, 29 ft 6 in. long, the material 
having 22 threads per inch in both warp and weft. 
The bags are in rows of 26, six rows per chamber. 
The total filtering surface is 190,000 sq ft. 

Beneath the thimble floors are mild steel collect- 
ing troughs and screw conveyors, two to each cham- 
ber, thus three rows of bags discharge into each 
screw conveyor. 

After mechanical shaking of the bags, the collected 
fume is dislodged and falls into hoppers from which 
it is removed by means of the screw conveyors. On 
discharge from the conveyors it is conveyed by a 
stream of water down sloping launders to a central 
sump where it is agitated by means of a wooden 
paddle stirrer. This solution is circulated by means 
of a centrifugal pump until the pulp is built up to 
a density of 30 pct solids 

The pulped material is then dewatered by Ameri- 
can filters in the sintering plant where the filter 
cake again enters the lead treatment system after 
the first sintering machine. 

The filtrate, which contains water soluble cad- 
mium, is passed through precipitating tanks, six in 
all, each tank containing a cylindrical moving trom- 
mel, containing zinc slabs, which precipitates the 
cadmium as a fine metallic sponge which settles out 
in the tanks 


Table VIII. Composition of Copper Dross Treated and 
Furnace Products 


Copper Copper 


Bullien Matte Speiss Slag 
Copper Pre Pro- Pro- Pro- 
Dross duced duced duced duced 


This sponge contains impurities, the main one be- 
ing lead. It is melted under caustic soda and cast 


into 7-lb pellets, these pellets in turn are refined 
by distillation in retorts, the refined cadmium then 
being remelted and cast into rods 5/16 in. in diam, 
12 in. long, weighing about 5 oz each. The rods are 
then packed into 1 cwt. boxes for shipment 

The average analysis of blast furnace baghouss« 
fume is as follows: Pb, 48.6 pet: Zn, 17.7 pet; Cd, 
4.07 pet; Cd (water sol), 1.87 pet; Ag, 0.96 oz per 
ton: S, 7.3 pet; Cl, 6.9 pet; As, 0.59 pet; Sb, 0.12 pet; 
volume of gas handled, 120,000 cfm; fume recovered, 
pet of charge, 2.1 pet; lead loss (tons per week), 
1.36: ] pet of new input lead, 0.04 pet; and 
filtering efficiency 98.2 pct 

The average composition of crude and refined 
cadmium is shown in table IX 


ead loss, 


Table IX. Cadmium Composition 


Crade Cadmium Refined Cadmium 
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. Pb. pet 71.0 142 15.4 45 
ie { Cu, pet 12.0 196 40.8 40.8 6.0 
ag As, pet 22 0.35 1.0 8.5 2 
a Sb. pet 05 0.90 0.5 1.1 
‘ Fe, pet 1a 14.0 15.4 
pet 2.7 14.4 95 
rt 15 20.0 
the bullion crane Ag. oz pe 
1 
od 
Blast furnace gases from the downtake flues entet 
{ the top of a main brick flue which is parallel with ee 
H ™ the furnace ind connect with the main moke 
tack. Tl flue i 20 ft n 15 ft wide, 16 ft high 
a con tructed of brich The mair tack 205 ft high Pb 101 Pb 0.018 pet 
ihe fume adet i ak verea t i baghouse 5.0 oz pert 0.003 pet 
98.9 pet u 0.001 pet 
constructed of brick, throug! i dian teel fluc 0.001 pet 
180 ft lon ber forced into the baghouse by means Cd not less thar 
99.97 pet 
- of Sirocce fan running at 442 m driven by a 250 
hp Metropolitan Vickers Svnchronous motor. The 
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The Isothermal Transformation 
Of a Eutectoid Beryllium Bronze 


Above the nose of the T-T-T curve the first product is fine 


lamellar pearlite, which subsequently transforms to a coarse pearl- 
ite, also by nucleation and growth. At lower temperatures this 
coarse pearlite forms directly from beta. Numerous metastable 
structures are formed before the pearlite reactions begin. The 
transformation is followed by metallographic microhardness and 


X-ray methods. 


T has been demonstrated that alloys in systems 
structurally analogous to steel undergo reactions 
during heat treatment similar to those of steel, and 
yet very little work has been done on such systems, 
particularly from the standpoint of isothermal 
transformation. The literature shows that most of 
the isothermal work has been done on copper-alu- 
minum alloys One paper has been reported on 
a eutectoid copper-silicon alloy,’ and one on iron- 
nitrogen alloys.” 

There are no published reports of previous in- 
vestigations on the isothermal transformation of a 
eutectoid beryllium bronze. At least two papers 
have been reported on isothermal age-hardening 
phenomena in beryllium-copper alloys of lower 
beryllium content No information on eutectoid 
transformations in this alloy is given in Rimbach’s 
book, “Beryllium.” 

This paper reports the results of an investigation 
on the isothermal transformation characteristics of 
a eutectoid beryllium bronze 


Materials Used and Procedure 


The eutectoid beryllium bronze used in this in- 
vestigation was centrifugally cast at the Ampco 
Metal Co., Inc., Milwaukee, Wis. A master bery]- 
lium-copper alloy, purchased from the Brush 
Beryllium Co., was used to make the beryllium 
addition to the copper. The alloy was melted under 
a protective carbon cover and centrifugally cast in- 


to a graphite mold preheated to 920 F. Some 


trouble with segregation of beryllium in the melt 
was encountered but was eliminated by violent 
stirring during melting and pouring 

Since very thin specimens were used for the 
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various heat treatments, only one casting of the four 
prepared was necessary for the complete isothermal 
study, thus eliminating any discrepancies caused by 
a change in composition. The analysis of this cast- 
ing was 94.035 pct copper and 5.965 pet beryllium 
A slight trace of iron was found 

The castings were sawed into specimens approxi- 
mately 3/32 in. in thickness. The specimens were 
first given an “austenitizing” heat treatment at 
788 C, well within the single phase beta region, in 
a vertical tube furnace. The specimens were then 
quenched individually into an adjacent molten salt 
bath and held there for a definite time, after which 
they were quenched into water at room tempera- 
ture. Temperature was held to + 2°C in the salt 
bath. No homogenizing treatment was given the 
specimens other than the soak at 788 C. Despite the 
fact that this was a cast alloy, no evidence of segre- 
gation or coring was found in the microstructure of 
any specimen, either as cast or as heat-treated 

Upon completion of the heat treatment, the speci- 
mens were subjected to metallographic examination 
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curring at 610°C in 90 hr. The value of 608°C 
was chosen as the eutectoid temperature in fig. 1. 
} : Since no determination of the maximum solubility 
| of beryllium in copper was made, the values shown 

a are those from the accepted diagram from which 


——— 7 fig. 1 was taken. 
| . As will be shown, the beta transforms at 592° 
x5 na 6 ae to lamellar pearlite, but when it transforms at the 
. eutectoid temperature, 608°, the first product 
formed is alpha, followed by gamma from the 
| beryllium-rich beta immediately adjacent to the 
| 


Tempore 


aiphe ¢ Gomes Vs alpha, then more alpha and so on; ie., alternate 
| precipitation. Ultimately, the remaining beta also 

ol j begins to transform simultaneously to pearlite. 
. These structures are shown in fig. 2. A similar 
Fig. 1—Equilibrium diagram. type of reaction has just been reported by Bose 

and Hawkes* in a eutectoid iron-nitrogen alloy. 


and microhardne tests. An electrolytic etch with Results: Isothermal Transformation at 592°C 
1 pet chromic acid was used for the micrographs 
presented herein unless otherwise stated. The fine 
pearlite structures obtained isothermally at tem- 
peratures below 450°C were irresolvable with the 
light microscope, so a number of Formvar replicas, 


The initial transformation product is a fine pearl- 
ite consisting of alternate lamellae of alpha and 
gamma phases. The early growth of the fine pearl- 
ite is along the grain boundaries, but, at this high 
temperature, nucleation and growth within the 
grain are almost simultaneous with the grain 


hadow cast with uranium, were made of the sur- 


face for examination with the electron microscope 

X-ray diffraction methods were used as a third boundary reaction, fig. 3. 

phases, in addition to It is necessary in most instances to go to high 


magnifications to resolve the fine pearlite lamellae 
completely, fig. 4. In nodules where the growth has 
The Eutectoid Temperature been very rapid, the lamellae of one colony may 
extend unbroken completely across the full width 
of the nodule. 

sefore the fine pearlite reaction has gone to com- 
pletion, a coarse pearlite* begins to grow within the 
areas of fine pearlite. The coarse pearlite is nu- 
cleated within the areas of fine pearlite and grows 


means of identification of 


metallographic examination and  microhardnes 


test 


The modified phase diagram for the copper-rich 


of the copper-beryllium system is shown in fig 
1. which was taken from the Metals Handbook It 


became appi 


irent early in this work that the ac- 
t toid temperature of 175 C was too low 


cepted euter 


Determination of the eutectoid temperature by ; 
‘ in nodular form in much the same manner as the 
means of heating and cooling curves (the rate in < ; : 
: fine pearlite, fig. 5. The wide, well-defined areas of 
both case bei le t 1C per min) gave 
alues of 614° and 598°C, respectively. Isothermal The authe 
ansformation of the high temperature beta gave , chemin 


no decomposition of the beta oc- 


A. 


Fig. 2 (upper left)—15 hr and 20 min at 608°C. 
The dark etching areas are alpha surrounded by faint gamma 


arlite is alse forming 


Fig. 3 (center)—90 see at 592°C. 


fine peartite in retained beta. 


Fig. 4 (right) —105 see at 592°C. 


Fine pearlite in retained beta. 


Fig. 5 (lower left)—17 hr at 592°C. 
fine peartite is dark, the coarse peariite is light. Lighting 
was slightly eblique 
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Fig. 6 (left) —5 min at 592°C. 


Fine pearlite in retained beta. Structure of the needle-like phase is unknown, X750 
Fig. 7 (center)—4 hr and 21 min at 550°C. 
Coarse pearlite with some fine pearlite. X70 


Fig. 8 (right)—92 hr and 42 min at 550°C. 


alternate alpha and gamma are easily distinguished 
from the feathery, gray, etching areas of fine 
pearlite. 

The two pearlite structures are the result of two 
separate, distinct reactions. With the nucleation of 
the coarse pearlite nodule, a definite dissimilarity 
is seen between it and the surrounding fine pearl- 
ite. The conclusion is drawn, therefore, that no 
gradual coarsening reaction is taking place. The 
fine pearlite with its narrow, straight lamellae in 
fig. 4 should be compared with the broad irregular 
shaped lamellae of the coarse pearlite in fig. 5, 
better shown in fig. 8. Additional evidence for the 
existence of two separate pearlite reactions is the 
growth of the coarse pearlite across the lamellae 
of the fine pearlite as shown by faint pseudomorphs 
of the fine pearlite which are occasionally visible 
although the writers were unsuccessful in photo- 
graphing them. 

An unusual microstructure suggesting an addi- 
tional precipitate is shown in fig. 6. The fine pearl- 
ite reaction is about 60 pct complete. The needle- 
like precipitate seems to indicate a third reaction 
These coarse needles, however, soon disappear with 
the subsequent growth of the fine pearlite, although 
a few of them are still apparent 10 min later 

The changes in microhardness during isothermal 
transformation at 592°C are shown in fig. 9. It is 
seen that they correlate well with microstructural 
changes. 

Isothermal Transformation at 550°C 

The fine pearlite reaction is completely finished 
at a holding time of 40 sec. The coarse pearlite 
reaction begins at 5 min, but the growth is slower 
than at higher temperatures. With a lowering of 
the isothermal temperature from 592° to 550°C, 
the lamellae in both the coarse pearlite and the fine 
pearlite are considerably finer 

The method of growth of the coarse pearlite is 
difficult to establish. Generally the growth is in a 
nodular form, but very often the growth is irregu- 
lar and disorganized. This makes it very difficult 
at times to distinguish between the two pearlite 
as shown in fig. 7. The transformation of fine pear- 
lite to coarse pearlite is approximately 60 pct com- 
plete in the specimen shown in fig. 7. This is sup- 
ported by hardness data given in fig. 10. The fine 
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All coarse pearlite. X750. 


pearlite is more readily resolvable at the longer 
holding time. The appearance of the coarse pearlite 
after a long holding time is shown in fig. 8. It is 
rather remarkable that little, if any, spheroidiza- 
tion has occurred in this 92-hr period. 


Isothermal Transformation at 502°C 


The nucleation and growth of the fine pearlite is 
extremely rapid at this temperature. The fine pearl- 
ite appears only as a dark etching material com- 
pletely with the light microscope, 
fig. 11 

The beta phase retained from this temperature 
has a somewhat mottled appearance in comparison 
with the clear, almost structureless beta retained in 
the quench from higher isothermal temperatures 


irresolvable 
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Fig. 9—Changes in micro- 
hardness at 592°C. 
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Fig. 10—Changes in micro- 
hardness at 550°C. 
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In several grains, the “particles” responsible for the 
mottled effect tend to align themselves into a fine 
pseudo-grain boundary network, fig. 12. This is 
not a recrystallization phenomenon, since the parti- 
cles later disappear completely with subsequent 
growth of the fine pearlite. A micrograph taken 
at a slightly longer holding time, fig. 13, shows no 
evidence of these particles or the pseudo-grain 
boundary network 

Fig. 14 is one of several micrographs showing a 
change in the etching characteristics of the retained 
beta at this temperature and below as contrasted 
with the clear etching beta retained from higher 
isothermal temperatures. The etching reagents used, 
1 pet chromic acid or 5 pet ferric nitrate, give a 
simulated lamellar appearance to the dark etching 
beta matrix when viewed with oblique light. This 
etching phenomenon appears at, longer holding 
times after the pseudo-grain boundaries of fig. 12 
disappear. That this is only an etching effect was 


Fig. 11 (top left)—10 see at 502°C. 


Fine pearlite in retained beta. X2000. 


Fig. 12 (center)—6 sec at 502°C. 


Fine pearlite along the old beta boundaries and as nodules in retained beta. 
The pseudo-grain boundary network is formed by the precipitation of an 
unknown phase 


Fig. 13 (right)—30 min at 502°C. 


Fine pearlite with some coarse pearlite along the old beta 
grain boundary 5 


Fig. 14 (bottom left)—4 hr at 452°C. 


Fine pearlite (dark etching) along the old beta grain bound 
by coarse pearlite (light etching) in dark retained beta. X14 


Fig. 16 (left)—4 see at 452°C. 
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Fig. 15—Changes in micro- 


hardness at 502°C. 


confirmed by electron micrographs of this structure. 
The coarse pearlite lamellae decrease in size as the 
transformation temperature is lowered, fig. 13. 


An unknown metastable phase dispersed in retained beta. X250 


Fig. 17 (center)—6 sec at 452°C. 


Unknown metastable phase in retained beta. This is termed a 


structure. No fine pearlite is visible in this field. X750 


Fig. 18 (right)—17 hr at 452°C. 


Coarse pearilite in a matrix of mottled retained beta 
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Microhardness data, fig. 15, again validate the 
fine pearlite start and finish and the coarse pearlite 
start. 

Isothermal Transformation at 452°C 

This transformation temperature lies well within 
the range of age hardening for copper-beryllium 
alloys of lower beryllium content. The formation 
of fine pearlite begins at the grain boundaries at 6 
sec, but the growth is very slow. Nucleation and 
growth of the nodules within the grains does not 
become evident until holding times of approxi- 
mately 30 min have been reached. The fine pearlite 
lamellae become resolvable only after a consider- 
able holding time. 

Some form of a metastable precipitate also forms 
rapidly at this temperature, only to disappear a 
few seconds later. The particles precipitate as tiny 
rods which align themselves to form a_ pseudo- 
grain boundary network very similar to that formed 
at 502°. Some particles also precipitate within the 
beta grains, fig. 16. 

With an additional holding time of 2 sec, this 
pseudo-grain boundary network has disappeared to 
form the “rippled” structure of fig. 17. This “rip- 
pled” structure in turn is replaced by a “mottled” 
structure as shown in fig. 22, for a specimen trans- 
formed at lower temperature. The rippling of the 
beta is presumably caused by a metastable phase 
which remains only momentarily. On the other 
hand, the mottled appearance of the retained beta 
is very stable, especially at lower temperatures. It 
should be emphasized that all of these changes occur 
before any appreciable amount of pearlite has 
formed and that the hardness remains approxi- 
mately constant during these microstructural 
changes, tig. 19. 

Guy, Barrett, and Mehl’ proposed that the simi- 
lar rippling, or striping, as they describe it, of the 
beta in their lower beryllium alloys was caused 
by a decomposition of the beta grains. If this were 
true, it should be accompanied by a corresponding 
change in hardness, which was not observed, fig. 19 

With the appearance of the grain boundary reac- 
tion, this rippled precipitate disappears completely 
to form the mottled dark etching matrix previously 
shown in fig. 14. 

The grain boundary reaction exhibits age- 
hardening characteristics as demonstrated by a 
slight rise in hardness, fig. 19. For lower beryllium- 


Fig. 20 (left)—4 sec at 402°C. 


An unknown metastable phase forming a pseudo-grain boundary network in retained beta 


copper alloys, Bumm* found this grain boundary 
reaction to grow to only a limited extent at tem- 
peratures below 500°C. Aging at temperatures of 
500°C or higher, he found the reaction to cover 
the entire grain. This is in complete agreement 
with the results of this investigation. He inter- 
preted the halting of the grain boundary reaction as 
indicative of the presence of a submicroscopic reac- 
tion in the center of the grain. 

The structure formed initially at the grain bound- 
aries at 425°C is irresolvable, but the similarity of 

Fine Srert 
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Fig. 19—Changes in micro- 
hardness at 452°C. 


this grain boundary reaction at 452°C to the reac- 
tion at 502°C, which results in a completely pearl- 
itic structure, is such that the writers believe the 
fine pearlite to be formed at the lower tempera- 
ture as well. 

The nucleation and growth of the coarse pearlite 
at this temperature is not confined to areas of fine 
pearlite, as was the case at higher temperatures 
The coarsening transformation products grow in 
completely untransformed beta areas as well as in 
the fine pearlite areas. A submicroscopic reaction, 
as suggested by Bumm, may halt the growth of the 
fine pearlite but may offer no resistance to the 
growth of the coarse pearlite. The progress of both 
reactions is shown in fig. 18, which also indicates 
the growth of the coarse pearlite directly into the 
beta matrix. 

Microhardness specimens 


readings taken on 


which have been held at this temperature for 15 
hr, or more, show a definite softening of the re- 
tained beta. 


This may indicate the presence of 


xX2000 


Fig. 21 (center)—6 sec at 402°C. 


Retained beta showing the rippling effect with fine pearlite at the grain boundaries. Ferric nitrate etch 


X tooo 


Fig. 22 (right)—-12 see at 352°C. 


Mottled retained beta. 


Ferric nitrate etch. X2000 
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Fig. 23—Changes in micro- 
hardness at 402°C. 


ome reaction within the areas of retained beta. The 


writers believe that the softening of the retained 
beta is due to the formation of very small areas 
of fine pearlite, too small to be resolved micro- 
copically, but visible under highly oblique pol- 
arized light 
Isothermal Transformation at 402°C 
The sequence of reactions is the same at this 


temperature as at 452°C. The pseudo-grain bound- 
ary network is shown in fig. 20, and the subsequent 
appearance of the rippled structure of the beta is 
hown in fig. 21. The this tem- 


hardness data at 


perature, fig. 23, indicate a slight early rise in hard- 
: ne associated with the formation of the rippled 
' tructure in the beta, fig. 21 
The coarse pearlite reaction is approximately 3 
: pet complete at a transformation time of 63 hi 
‘ Examination of the specimen under polarized light 
howed many minute areas, within the grain, ex- 
hibiting the same structural characteristics as the 


coarse pearlite. These small areas apparently are 
nucleating centers for subsequent growth of the 


coarse pearlite nodules 


Isothermal Transformation at 352°C 


The pseudo-grain boundary network disappears 
o rapidly that at a holding time of 12 sec, no 
evidence remains of its former existence, fig. 22 
This mottled retained beta remains practically un- 
changed in structure except for a very slight grain 
boundary reactior Hardness values remain con- 


tant until the start of the grain boundary reaction 


24 


305°C 

ucture, from a holding time of les 
times of 12 hr, remains un- 
mottled beta previously de- 


Isothermal Transformation at 


The microsts 


to holding 


than 1 sec 


and 1 the 


Fig. 24—Changes in micro- 
hardness at 352°C. 
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cribed. Some of the small rodlike particles are 
formed, but they do not align themselves into a net- 
work as occurred at higher transformation tempera- 
tures. The grain boundary reaction, presumably 
fine pearlite, beginning at 12 hr, has the same ap- 
pearance as the age-hardening precipitate formed 
at temperatures of approximately 300°C in the 
investigation by Guy, Barrett, and Mehl. The 
initial stage of the grain boundary reaction is shown 
in fig. 26. The lamellar nature of the precipitate is 
not distinguishable even at a holding time of 116 
hr. Hardness data for this temperature are shown 
In hig 


25 


254°C 

A very fine pseudo-grain boundary network is 
formed at this temperature but disappears almost 
immediately. The individual particles are too small 
to be resolved with a light microscope. A slight 
trace of the network still remains at longer holding 
times, fig. 27. 

With an isothermal time of 30 sec, a rod shaped 
precipitate is formed in a pattern resembling a 
Widmanstatten structure, fig. 28. A slight trace of 
the pseudo-grain boundary network is still visible 
in this micrograph. At an isothermal time of 60 sec 
this Widmanstatten precipitate has completely dis- 
appeared, leaving a mottled appearing structure 
with an evenly distributed, finely divided precipi- 
tate similar to that shown in fig. 29. Hardness 
data for this temperature are shown in fig. 30. 


Isothermal Transformation at 


Isothermal Transformation at 204°C 

The microstructure formed at this temperature 
remains practically unchanged from an isothermal 
transformation time of less than 1 sec to a time of 
19 hr. The temperature is too low for any trans- 
formation of the retained beta to take place, as is 
confirmed by hardness data, fig. 31. 

X-ray Diffraction Studies 

No extensive analysis of the structures produced 
by isothermal transformation was attempted, the 
diffraction studies being iimited to an identifica- 
tion of suspected beta and the fine and coarse pearl- 
ites. It should be mentioned, however, that in no 
case were lines observed which could not be 
ascribed to either the alpha, beta, or gamma phases 

Fig. 32 shows comparative diffraction pictures of 
the fine and coarse pearlites, as produced by iso- 
thermal transformation at 518° and 520°C, respec- 
tively. Also included is a picture of the pearlitic 
structure produced by allowing the alloy to cool 
lowly in the furnace to room temperature. It is 
obvious that all three pictures have identical lines 
indicating that the same phases, alpha and gamma, 


Fig. 25—Changes in micro- 
hardness at 305°C. 
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are present in all three specimens. As might be 
expected because of the relatively large size of the 
alpha and gamma platelets in the coarse pearlite 
and the small size of the sliver specimen employed, 
the coarse pearlite pattern shows considerable spot- 
tiness. Measurement of the patterns shows that the 
alpha lattice parameter is somewhat smaller in the 
coarse pearlite than in the fine pearlite. 

It is interesting to note that all of the lines due 
to the gamma phase can be accounted for by a 
simple cubic lattice, which is, at first glance, anom- 
alous. However, the gamma phase corresponds to 
the compound, CuBe, which is body-centered cubic 
with the CsCl type of ordering. Hence the beryl- 
lium atoms contribute very little to the diffraction 
pattern, the observed “simple-cubic” lines coming 
exclusively from the copper atoms 


Discussion of Results 


The results of these studies are shown on the 
usual isothermal transformation diagram in fig 
33. The shape of the curves is similar to those 
published for other binary alloys. There is no 
positive microstructural evidence of a bainite reac- 
tion, although some of the structural changes in the 
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Fig. 30—Changes in micro- 
hardness at 254°C. 


Fig. 26 (top left)—17 hr at 302°C. 


Fine pearlite along the grain boundary in retained beta (mottled) 


Fig. 27 (center)—10 sec at 254°C. 


Unknown precipitate in retained beta. X70 


Fig. 28 (right)—-30 see at 254°C. 


Unknown precipitate in retained beta. X00 


Fig. 29 (bottom left)—18 hr and 41 min at 204°C. 


Retained beta with a finely divided precipitate. Ferric nitrate etch. XT 
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retained beta before the fine pearlite reaction begins 
may be associated with a bainite reaction of the 
type described by Klier and Grymko’ for aluminum 
bronze 

The stresses developed in a quench from the 
single phase beta region to room temperature were 
often sufficient in magnitude to shatter the speci- 
men. The fracture was very coarse and granular. 
Upon quenching directly to a temperature of —76°C 
(obtained with dry ice and acetone), the specimen 
was quite tough when fractured. The fracture 
was smooth, indicative of a ductile material. Sub- 
sequent fracture at room temperature, however, 
again revealed a coarse granular structure. This 
suggests the presence of a reversible martensite re- 
action with an M, below room temperature. This 
possible reaction was not investigated further. 

X-ray diffraction studies of the isothermal struc- 
tures proved conclusively the retention of the beta 
phase at room temperature. The diffraction pictures 
also showed that the two pearlites were composed 
of the same phases—alpha and gamma, thus sim- 
plifying the T-T-T diagram, fig. 33, considerably. 

It is possible to have two successive pearlite-type 
reactions only if the second product is of a coarser 


Fig. 31—Changes in micro- 
hardness at 204°C. 
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nature than the first and has a correspondingly 
lower hardness than the preceding pearlite struc- 
ture. Each reaction is accompanied by a release of 
energy and approaches more closely the final equili- 
brium end product 

When the eutectoid is first formed, the alpha 
therein is supersaturated with respect to beryllium, 
but with longer isothermal times, it rejects beryl- 
lium atoms which migrate to the adjacent gamma 
which is considerably richer in beryllium. As this 
rejection continues, the alpha becomes softer, slowly 
approaching its equilibrium state. The rejection of 
the excess beryllium from the supersaturated alpha 
is substantiated by the decrease in lattice parameter 


and results in better delineation of the pearlite 


lamellae 
The formation of the 
is undoubtedly 


pearlite 
associated with the recrystalliza- 


econd, or coarse, 


Fig. 33—T-T-T diagram for a eutectoid beryl- 
lium bronze. 


alpha phase in the primary, or fine, 
pearlite. The general features of this recrystalliza- 
tion reaction in age-hardening alloys have been 
described by Geisler,” and such a reaction has been 
hown to exist for lower beryllium alloys whose 


tion of the 


composition lies in the usual age-hardening range 
Phat it could occur when the matrix structure 1s 
as relatively coarse as the fine pearlite was totally 
inex pected 

Summary 


The isothermal transformation characteristics of 


been de- 


a eutectoid coppet 
termined The following 


have been made 


-beryvllium alloy have 
ignificant observations 


l The eutectoid temperature has been relocated 
at 608 C instead of the accepted temperature of 
975°C 

2. The transformation generally occurs as in 


teel, although no microstructural evi- 
As the trans- 


formation temperature decreases, the inter-lamellar 


eutectoid 


dence of a bainite reaction was found 


pacing of the pearlite decreases 
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Fig. 32—X-ray diffraction pictures 
of the pearlites. Filtered copper 
radiation. 


a. Fine pearlite produced by isothermal 
transformation, 4 min at 518°C. b. Coarse 
pearlite produced by isothermal transforma- 
tion, 50 hr at 520°C Pearlite produced by 
slow ceoling in the furnace All pictures 
show the same lines, indicating only the 
alpha and gamma phases 


3. Two separate and distinct pearlite reactions 
have been described. The first pearlite formed from 
the high-temperature beta phase is fine and uni- 
formly lamellar. The second pearlite, which forms 
by nucleation and growth from the first pearlite 
at high temperatures but also directly from the 
beta at lower temperatures, is much coarser and 
less regular. It is suggested that the coarse pearl- 
ite forms from the fine pearlite as a consequence 
of recrystallization of the alpha matrix in the 
eutectoid. 

4. The possibility of a reversible martensite re- 
action at sub-zero temperatures has been shown 
to exist. 

5. It is readily possible to retain the high- 
temperature beta to room temperature provided the 
cooling rate is sufficiently rapid. Even though the 
cooling of the specimen is interrupted by an iso- 
thermal holding at an intermediate temperature, 
the remaining beta can also be retained at room 
temperature by the subsequent quench. 

6. The three identified products, fine pearlite, 
coarse pearlite and beta, have characteristic micro- 
hardness. 

7. Microhardness data correlates well with ob- 
served microstructures. 

8. At temperatures below the nose of the T-T-T 
diagram (500°C) the beta phase undergoes a series 
of microstructural changes involving unknown ef- 
fects before transforming to pearlite. The micro- 
hardness is not affected by these changes. 
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Hydrogen Solubility In 


Aluminum and Some Aluminum Alloys 


YDROGEN in molten aluminum and aluminum 

alloys, which precipitates during cooling and 
solidification, is the principal cause of pin hole 
porosity in ingots and castings. Much attention has 
been given to determining the effect of temperature 
and pressure on the solubility of hydrogen in pure 
aluminum, but little data are available on hydrogen 
solubility in aluminum alloys. This investigation 
was undertaken to check results reported for 
pure aluminum and to show the effect of silicon and 
copper additions on the amount of hydrogen con- 
tained by molten alloys. 


W. R. OPIE, Junior Member AIME, is Research 
Metallurgist, Titanium Division, National Lead Co., 
Sayreville, N. J.. and N. J. GRANT, Member AIME, is 
Associate Professor of Metallurgy, Massachusetts Insti- 
tute of Technology, Cambridge, Mass. 

AIME Chicago Meeting, October 1950. 

TP 2928 E. Discussion (2 copies) may be sent to 
Transactions AIME before Dec. 15, 1950. Manuscript 
received April 17, 1950; revision received July 17, 1950. 


Previous determinations of the solubility of hy- 
drogen in molten pure aluminum are plotted in fig. 
1. The most reliable data appear to be those of 
Ransley and Neufeld’ and of Baukloh and Oester- 
len.” The latter authors also report some results 
on the effect of copper and silicon additions. Up 
to 6 pct these elements decrease the solubility of 
hydrogen quite rapidly, with a definite minimum 
noted at 6 wt pct for both copper and for silicon, al- 
though no reason is apparent for these minima. 


Experimental Procedure 


The solubility of dry hydrogen in pure aluminum, 
aluminum-silicon, and aluminum-copper alloys was 
determined by the method of Sieverts.* This con- 
sists of determining the volume of the gas system 
above the molten metal at a given temperature and 


pressure by using an insoluble gas. This volume 
is referred to as the “hot volume.” The system is 
then evacuated and the soluble gas is introduced 
at the same temperature and until the same pres- 
sure is reached. It is necessary to introduce enough 
of the soluble gas to fill the space above the metal 
plus the soluble amount. The difference in the 
volume of soluble gas and the “hot volume” is the 
solubility. The accuracy of solubility measure- 
ments by the Sieverts’ method is primarily depend- 


‘ 


Fig. 1—-The solubility of hydrogen in liquid alu- 
minum as reported by various investigators. 
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Fig. 2—Sketch of the apparatus for determining 
the solubility of hydrogen in aluminum alloys. 


ent upon the accuracy of measurement of the gas 
volumes and upon the weight of the metal samples. 
To attain greater accuracy than had previously 
been possible, large samples were used and a burette 
was specially prepared which could be read to 0.01 
cc. Each time a burette reading was made, the 
room temperature was read to 0.1°C and the baro- 
metric pressure read to 0.01 mm of mercury. 
Correction of all test values was made to standard 
conditions of temperature and pressure. 

Fig. 2 is a sketch of the apparatus and gas puri- 
fication system. Laboratory grade helium, which 
was thoroughly purified, as indicated, was used to 
determine the “hot volume.” 

High purity aluminum (99.996 pct) was furnished 
by the Aluminum Co. of America. Silicon of 99.8 
pet purity was obtained from the Electrometal- 
lurgical Corp. Spectroscopically pure copper and 
copper of 99.9 pet purity were furnished by the 


American Smelting and Refining Cc 
The metal samples, which weighed from 105 to 


Fig. 3—Effect of copper additions upon the solu- 
bility of hydrogen in liquid aluminum at 760 mm 
pressure and various temperatures. 
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158 g, were melted by induction in Norton RA84 
alundum crucibles sealed into the quartz bulb as 
shown in fig. 2. To prevent cracking of the cru- 
cibles, the metal slugs were carefully machined to 
permit free expansion on heating. 

The stirring action of induction heating aided 
not only in the degassing of the metal but also in 
attaining rapid equilibrium in the _ solubility 
measurements. Approximately 10 min was usually 
required to attain equilibrium. This is much faster 
than is possible by resistance heating. Measure- 
ments were made by approaching equilibrium from 
both high and low temperatures and high and low 
pressures. The samples were prepared by melting 
under a hydrogen atmosphere, flushing with hydro- 
gen five times at 1050°C, and degassing under a 
vacuum of 10° mm of mercury. Solubility measure- 
ments were made at temperatures of 700° to 1000°C 
and at pressures of 50 to 800 mm of mercury. The 
temperature of the metal was read by means of a 
chromel-alumel thermocouple. 


Discussion of Results 


The effects of copper and silicon additions on 
hydrogen solubility are shown in figs. 3 and 4. The 
pressure measurements for the aluminum-coppe! 
and aluminum-silicon alloys were made only at 
1000°C, whereas the same measurements for pure 
aluminum were made at 700°, 800°, 900° and 
1000°F. The results obtained during the constant- 
temperature, varying-pressure tests are plotted 
against the square root of the pressure; a straight 
line relationship exists for pure aluminum, alu- 
minum-copper, and aluminum-silicon alloys (figs 
5 to 7). 

Figs. 8 and 9 are plots of hydrogen solubility vs. 
copper content and silicon content at 1000°C as a 
function of the hydrogen pressure above the metal. 
It will be observed that there are no minima in 
any of the curves over the composition ranges in- 


Fig. 4—Effect of silicon additions upon the solu- 
bility of hydrogen in liquid aluminum at 760 mm 
pressure and various temperatures. 
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Fig. 7—Relationship between the solubility of hy- 


Fig. 5—Relationship between the solubility of hy- 

drogen in liquid aluminum and the square root drogen in liquid aluminum-silicon alloys and the a 

of the pressure of hydrogen above the melt. Square root of the py eae above the a 
melt at 


greater than that of silicon. Copper additions cause 


34 | i the solubility to decrease up to the composition of 
« PPM 5, the intermetallic compound CuAl, which occurs 
in the composition range 52.3 to 54.7 pet copper.‘ 
The hydrogen solubility results determined at 
various pressures in pure aluminum and its copper 


and silicon alloys show that Sieverts’ law is obeyed. 
3 a fe Sieverts’ law relating pressure and solubility may 
be restated by saying that the solubility of hydro- 
— gen in aluminum alloys at constant temperature 
a _-* varies directly as the pressure of monatomic hydro- 
| gen above the metal. The partial pressure of mona- } 
tomic hydrogen when 1 mol of diatomic hydrogen 
; dissociates to form 2 mols of monatomic hydrogen 
Fig. 6—Relationship between the solubility of hy- can be calculated’ from the equation 
drogen in liquid aluminum-copper alloys and the 
square root of the hydrogen pressure above the H.(g) = 2H (g) 


° 
AF, — 97,000 — 3.5 + 0.00045T° + 1.17T 


Sieverts’ relationship can then be shown to exist by 
plotting the solubility data, determined at various 
temperatures with the pressure held constant at 
1 atm, against the partial pressure of monatomic 


vestigated. This is contrary to evidence presented 
previously by Baukloh and O6esterlen.* 

Both silicon and copper decrease the hydrogen 
solubility, the effect of copper being considerably 
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Fig. 8—Effect of the addition of copper to alu- Fig. 9—Effect of the addition of silicon to alu- 
minum upon the amount of hydrogen that will minum upon the amount of hydrogen that will 
dissolve at 1000°C and various pressures. dissolve at 1000°C and various pressures. 
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Fig. 10—Relationship between the solubility of 

hydrogen in aluminum-copper alleys and the par- 

tial pressure of monatomic hydrogen above the 
melt. 


hydrogen resulting from diatomic hydrogen dis- 
sociation at the corresponding temperatures. Figs. 
10 and 11 show that straight lines can be drawn 
through the data when log plots are used. From 
plots such as these the solubility of hydrogen in 
aluminum alloys can be determined, if the partial 
pressure of monatomic hydrogen above the melt 
is known. Accordingly, any change in the atmos- 
phere above the metal that will increase the par- 
tial pressure of monatomic hydrogen will increase 
the amount of hydrogen that will go into solution 
in the metal. This happens if water vapor present 
in the atmosphere reacts with the metal producing 
the metal oxide and hydrogen 

In order to derive equations relating solubility 


and temperature, values of log, of the solubility 


Table I Equations relating solubility and 


temperature. 
Neat of 
Selution 
Total of 
Heat of Monatomic 
Selution Hydrogen 
cal per ‘eal per 
Alley selubility Equation mel) mol) 
I 
2950 
tCu ~ 2% 27.000 73,300 
T 
T 
t¢ : 2 om 71.500 
T 
oo 
4.704 
I 
’ 
ts »9 72.400 
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Fig. 11—Relationship between the solubility of 

hydrogen in aluminum-silicon alloys and the par- 

tial pressure of monatomic hydrogen above the 
melt. 


were plotted against the reciprocal of the absolute 
temperature (figs. 12 and 13). The best straight 
line was drawn through the points for each alloy. 
It was necessary to favor the values determined at 
temperatures higher than 700°C for some of the 
alloys in selecting the curve. From these plots, it 
can be seen that the 700°C values tend to deviate 
most from the straight lines drawn through the 
other three points, indicating, usually, that 700°C 
values may be low. A higher percentage of error 
in the low temperature determinations, plus the 
possibility that complete solution may not have 
been obtained can account for this deviation. The 
equations of the straight lines for the various alloys 
have been determined and are listed in table I, 
col. 2. 

When values of the equilibrium constant (log,,), 
determined by expressing the solubility as the mol 
fraction, are plotted against the reciprocal of the 
absolute temperature, the total heat of solution for 
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Fig. 12—Van't Hoff plot for 
aluminum-copper alloys. 
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the hydrogen dissociation reaction and the solution 

of monatomic hydrogen can be calculated from the 

slope of the line using the van’t Hoff equation 
—AH 


] K 
4.575T 


The ordinates in figs. 12 and 13 are marked in units 
of log, of the solubility constant as well as log, of 
the solubility for convenience in calculating the 
heats of solution. 

The heat of solution for the total reaction, 


H, = 2H 


where, H signifies hydrogen dissolved in the metal, 
is made up of the heat of dissociation for the 
reaction 

H, = 2H 


and the heat of solution of monatomic hydrogen as 
it goes into solution in the metal 


2H = 2H. 


In order to use the straight line relationship, it 
is necessary to assume that the total heat of solution 
is a constant in the temperature range investigated. 
This is a good assumption because, from 700° to 
1000 °C, the heat of dissociation, which contributes 
the greater percentage of the total heat exchange, 
varies only between 99,980 and 100,620 cal per 
mol of diatomic hydrogen dissociated. 

The total heats of solution, the average heat of 
dissociation, and the heats of solution of monatomic 
hydrogen in the various alloys have been de- 
termined from the van't Hoff plots and are listed 
in table I, cols. 3, 4, and 5 

Ransley and Neufeld’ derived the equation 

2760 796 

og, S 2. 
for the solubility of hydrogen (H, — 2H) in pure 
aluminum and calculated the total heat of solution 
to be 25,000 cal per g mol of diatomic hydrogen. 
These compare well with the results of this in- 
vestigation (23,300 cal). 


x 
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Fig. 13—Van't Hoff pilot for 
aluminum-silicon alloys. 
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relating free 


The equations derived by Dardel" * 
energy and the equilibrium constant to tempera- 
ture are based on solubility results that are low at 
temperatures near the melting point 

When argon is used to measure the hot volume, 
considerable error, due to the difference in heat 
conductivity of hydrogen and argon, is introduced 
that will give low solubility values. This probably 
accounts for the low results, especially at tempera- 
tures near the melting point, which many investi- 
gators have obtained, previously. 

A few measurements were made to determine the 
solubility of hydrogen in solid 2S aluminum. Just 
below the melting point the metal was found to 
absorb 0.64 ce per 100 g of metal. Ransley and 
Neufeld’ report that the solubility at 600°C is 0.036 
cc per 100 g. It was not possible to measure ac- 
curately the very small hydrogen solubility in the 
solid aluminum using apparatus similar to that 
shown in fig. 2, even when very large aluminum 


samples were used 


Conclusions 
1. The solubility of hydrogen in aluminum, alu- 
minum-copper, and aluminum-silicon alloys follows 
an equation of the general form 


A 
log S ¢ B 


i 


where S is the solubility in cubic centimeters of 
hydrogen at standard conditions per 100 g of metal 
The constants have been evaluated 
bility of hydrogen in aluminum; copper is more 
effective than silicon. No minima are noted when 
hydrogen solubility is plotted against copper content 
(up to 50 pet) or silicon content (up to 18 pct) 
3. Sieverts’ law is obeyed for aluminum and 


2. Copper and silicon both decrease the solu- 


aluminum-copper alloys from 0. to 50.5 pet copper, 
and aluminum-silicon alloys from 0 to 18 pet silicon 
The temperature range investigated was from 700 
to 1000°C and the pressure range was from 50 to 
800 mm of mercury 
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Solid Solubility of Cementite 
In Alpha Iron 


By the use of the internal friction of carbon in «-iron the solu- 
bility of cementite in «-iron has been measured down to a tempera- 
ture of 150°C. The yield strength of ingot iron containing small 
amounts of cementite has also been determined as a function of 

carbon concentration. 


‘Tie solid solubility of cementite in a-iron has 
been investigated a number of times and there 


now general agreement on the solubility of about 


0.018 wt pet at the 
With decreasing temperature, the solubility falls off 
o rapidly and to such a low value that no data ob- 
ical methods are avail- 
how- 


eutectoid temperature, 720°C 


tained by standard metallur 


00 C. Using a new technique, 


abl DEeLOW 


ever, Dijkstra’ hi ed apparently accurate 


olubilities down 
with previously mea olut 
700 C } ature rat rhe present paper has 
his work to still 


which data agree well 
lities in the 600° to 


in pal 1¢ purpose of extending 
lower temperature 
Earlier work of Low and Gensamer’ on iron has 
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established that the presence of a relatively small 
amount of carbon can play a tremendous role in 
affecting the mechanical properties. In particular 
they found that the yield point remained high as 
they reduced the amount of carbon in the iron; the 
yield point dropped only after the carbon content 
had fallen to something less than 0.003 wt pct, the 
point where their carbon analysis failed. It seemed 
desirable to the present author to see if some means 
could not be found to extend this part of thei 
work. This investigation has then the additional 
purpose to determine the range of carbon concentra- 
tion in which the major change occurs 


Solubility 


The method used in the present work to measure 
small percentages of carbon in e-iron utilizes in- 
ternal friction. Since this method may not be fa- 
miliar to the reader, the following explanation will 
be given (a part of this procedure is from unpub- 
lished results of Dijkstra) It is known that the 
friction associated with the diffusion of 


nternal 
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carbon in a-iron is linearly dependent on the amount 
of carbon present in solid solution; i.e., wt 0/0 C 

K Q”. In this expression Q™ is the internal fric- 
tion and K is a constant. To measure amounts of 
carbon, one needs only to determine the magnitude 
of the internal friction appropriately; if one knows 
the proportionality constant K, one can compute the 
carbon concentration. Dijkstra measured K by the 
following method: He first measured the increase in 
weight and the increase in electrical resistivity at 
room temperature caused by adding carbon to a 
bar of iron.’ Hence he was able to find an equation 
wt 0/0 C A, AR/R, where A, is determined em- 
pirically. Then on an iron wire he measured Q” and 
AR/R for various carbon concentrations, obtaining 
an equation AR/R A.Q" where A, is also deter- 
mined empirically. Hence, he could say that wt 
0/0 C A.,A.Q where A,A, K. He found that if 
internal friction was expressed in units Q”, then 
(by chance) the constant K was about unity for 
polycrystalline iron, so that 


wt 0/0 C = Q [1] 


To measure solid solubilities the specimens were 
in the form of wires 0.03 in. in diam and 1 ft long. 
The specimens were swaged and drawn from a 4s in. 
bar of Puron iron with appropriate intermediate 
vacuum anneals. They were then freed from carbon 
and nitrogen by a 4-hr treatment in wet hydrogen 
at 750°C. These wires were carburized to about 0.02 
wt pet C, and, after they were quenched, they were 
tempered at the desired temperatures for varying 
periods of time. During this time the internal fric- 
tion decreased for a time as the carbon precipitated 
into Fe.C, but it finally reached a stable value. The 
background damping (i.e., the damping due to air, 
ete.) was then measured. The difference between 
these two values represented the damping due to 
carbon in equilibrium with Fe,C at that tempera- 
ture. Use of eq 1 then gave the equilibrium con- 
centration of carbon. 

The solubilities obtained in this way are shown 
in fig. 1. Here is also given the work of Stanley* and 
Dijkstra,’ showing the relatively good agreement 
between the two methods at the higher tempera- 
tures. This good agreement provides an independent 
check on the accuracy of calibration of the present 
method. The present work has extended the measure- 
ments down to 150°C where the equilibrium value 
is of the order of 4x10~ wt pct. The most striking 
fact to be noted about this plot is the extremely low 
value that it indicates for the solid solubility at room 
temperature. If the straight line of log C vs. 1/T is 
extrapolated to 20°C, the solubility there is of the 
order of 10° wt pet. This éstimate is orders of magni- 
tude lower than previous estimates. It means that 
without extreme care, one may never have a piece 
of iron at room temperature which is not super- 
saturated with carbon 

The Puron iron used in this investigation con- 
tains oxygen as the major impurity, which is present 
to the extent of about 0.04 pct, according to the 
Westinghouse Corp. The solubility of oxygen in iron 
in the range 200° to 500°C is not known, but most 
of the oxygen present is assumed to be in the form 


Fig. 1—Plot of solid solubility of carbon in «-iron 
vs. 1/T. 


of oxides. No large amount of metallic impurities 
is believed to be present, spectrographic analysis 
failed to disclose any significant impurities after 
treatment. It is possible that the oxide present, as 
well as some lattice imperfections, may bind some 
of the carbon to particular regions of the lattice. 
The present method of internal friction does not 
measure these particular carbon atoms but rather 
measures those which are situated in the normal 
regions of the lattice. Those carbon atoms which are 
bound to particular sites, however, are not in solid 
solution in the same sense as those which are free 
to move about in the normal lattice. In this paper, 
it is these latter atoms which are referred to when 
the solubility limit is stated 
Yield Strength 

For the type of specimens used in this part of the 
work, a compromise was found necessary. For the 
determination of carbon concentrations by the 


| 
| 
Fig. 2—Schematic draw- 
ing of apparatus used ! 
to determine yield 
points. 
| 
| 
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Fig. 3—A typical stress-strain curve. 


method employed here, it is desirable that the speci- 
mens be thin wires. Unfortunately, good yield 
strength determinations are rather uncertain on such 
wires; during the preparation of the samples they 
are unavoidably bent somewhat; during tensile runs 
the straightening of the wire during the loading 
complicates matters to some extent. For these 
measurements, one would like specimens of some- 
what larger dimensions than wires. In spite of these 
difficulties, by the method described here, it was 
found possible to obtain data consistent enough to 
show the desired effect 

The tensile specimens were Armco iron wires 
about 0.05 in. in diam and about 6 in. long. They 
had been swaged and drawn from a piece of ‘% in 
rod with appropriate intermediate vacuum anneals 
The nitrogen and carbon were then removed by a 
wet H, treatment at 750°C for 4 hr. A measurement 
by means of internal friction showed no measure- 
able amount of either nitrogen or carbon present 
(this means that nitrogen and carbon were surely 
present in the normal lattice in amounts less than 
0.0001 wt pet). The samples were then carburized 
slightly and homogenized. After this treatment the 
carbon content was measured in the manner de- 


Fig. 4—Yield point vs. percent carbon (in all cases 
the C is in solid solution). 
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scribed in the previous section. The yield strength 
measurements were then made. 

For these tests a soft tensile machine was used. 
The wires were suspended vertically as shown in 
fig. 2. On each end of the wire was soldered a spheri- 
cal ball which rested in conical seats cut in the 
members A and B. Appropriate slots and holes were 
cut in these pieces to permit easy assembly. The top 
piece A was in turn supported on a 1/16 in. ball 
bearing fastened securely to A and resting in a 
slight depression in part C. The force was applied 
by means of a water load through a spring which 
was calibrated to read the load directly. All these 
parts were made in such a manner that the wire 
was under as nearly a purely tensile force as pos- 
sible. The loading was done at about 500 psi per 
min. 

The strain was measured using a strain gauge 
composed of a single 1 in. loop of 0.001 in. wire 
cemented to the central part of the specimen. 

This strain gauge was one arm of a Wheatstone 
bridge whose state of unbalance was continuously 
recorded by a Brown potentiometer. A typical stress- 
strain curve is given in fig. 3. From such curves the 
yield strength was determined by noting the stress 
at which the strain had deviated 0.02 pct from a 
straight line extended from the elastic position of 
the curve. Because of the unbending of the wire it 
was not always possible to draw this line with great 
accuracy. Such difficulties give rise to an inaccuracy 
of only about 1000 psi in measured yield strength, 
however, so they are not considered too serious 
This spread, too, is about the same as that found 
for different wires of the same composition. 

The yield strengths determined as a function of 
carbon concentration are given in fig. 4. These data 
show that the most striking increase in yield 
strength occurs in the range zero to 0.0002 wt pct C. 
For high carbon concentrations, the magnitude is 
of the same order as those values obtained by Low 
and Gensamer.’ The effect of impurities, again oxy- 
gen and other metals, can again not be ascertained 
in detail. The important fact is that for this iron the 
vield strength depends on carbon concentration in 
the way shown in fig. 4 


Summary 


The two chief findings of this investigation are: 
(1) The solid solubility of cementite in a-iron in 
equilibriu.a with Fe,C decreases to extremely low 
values with decreasing temperature. From these 
data the room temperature extrapolated value is 
much lower than had previously been supposed. (2) 
The amount of carbon necessary to affect the yield 
strength of ‘ngot (Armco) iron is very small, about 
0.0001 wt pet 


References 

J. Dijkstra: Trans. AIME, 

Metals (March 1949) TP 2540E 
J. K. Stanley Tra AIME, 185, 752; Journal of 


Journal of 


Metals (Oct. 1949) TP 2679E 


J. Low and M. Gensamer: Trans. AIME (1944) 158, 


Dijkstra: Philips Research Report. (1947) 


4 
! 
, 
3 arn 
~ 
20° 
x 
* 
? 
| 
4 ‘ 
4 
‘ 
‘ 
if ~ 
| 
Cs 
207 
0D 
No. 2, 257 


by C. G. Dunn, f 


Relative Energies of Grain Boundaries in Silicon lron 


Relative grain boundary energies in silicon-iron crystals are 
determined for differences in crystal orientation (1) in the 


range 0 to 20° fora (110) series having grains with a <110> 
common axis and (2) in the range 0 to 45° for a (100) series 
having grains with a <100> common axis. Micrographic data 


i recent investigations’ * data on relative grain 
boundary energies in silicon iron have been ob- 
tained. The present investigation is a continuation 
of this work along similar lines for the purpose of 
obtaining additional information on boundary ener- 
gies. One aim has been to extend the data for a (110) 
series, which was formerly studied,’ to small differ- 
ences in orientation, since a recent theory” * based 
on a dislocation model of grain boundaries predicts 
a E, A (A-In A)* form of energy curve for small 

*E. and A are constants and 4 is the difference in crystal or! 
entation of the two grains forming a grain boundary, one crystallo 
graphic direction remaining constant with changing A 
differences in orientation. Another aim has been to 
provide data for a (100) series—all grains having 
(100) planes parallel with the surface of sheet speci- 
mens—and to compare the results with the predicted 
form of energy curve. Finally, information on the 
nature of approach to equilibrium conditions was to 
be obtained through observations on the movements 
of grain boundaries. 

Recently published papers have treated the 
mathematical problem of expressing equilibrium 
conditions for grain boundaries for the general case 
when boundary energy depends upon boundary 
orientation. The equilibrium equations, which re- 
late equilibrium angles and grain boundary free 
energies, contain additional terms that express the 
variation of energy with boundary rotation. It has 
been necessary in the present investigation, how- 
ever, to neglect these additional terms since no data 
for their evaluation were available. Dropping the 
additional terms leads to the following approximate 
equations which were used: 


E E., 
(1) 
sin@ sind 
or those of the form: 
E., + E,, cos@, + E,. cos 0 [2] 


Experimental Procedure 


Except for sample F1, all specimens were made 
from two lots of silicon iron called C and L respec- 
tively. The compositions of these are listed in table I. 

In the preparation of 12 three-grain specimens for 
the present investigation, a controlled grain growth 
technique, which has been described previously, 
was used. After preparation, the specimens were 
notched at the boundaries to shorten them as a means 
of providing more rapid approach to equilibrium 


in the anneals. Initial grain boundary angles were 


determined from micrographs taken at X500. Seven 


to show movement and configurations of boundaries are given. 
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anneals, totaling about two days at 1300°C and two 
to four days at 1400°C, were run in an atmosphere 
of pure dry argon as described in a previous paper. 
Boundary changes generally could be followed with- 
out metallographic surface preparation, because 
thermal etching occurred during the anneals. These 
observations indicated angle changes of as much as 
35° in some instances, with the major changes oc- 
curring during the first anneal. Annealing was dis- 
continued when the angles reached stationary values 
Fig. 1 gives a schematic diagram for purposes of 
defining crystallographic and boundary directions 
for three grains with common plane parallel with 
the sheet. Differences in orientations (expressed by 
4) are the angles between [001] directions. They 
can be calculated with the aid of the 4's. The grain 
boundary angles can be calculated from the o's. 


Results 


Results are given in table II. Types of crystal- 
lographic planes refer to those parallel with the 
sheet. Orientations are given in terms of [001] direc- 
tions as shown in fig. 1. Except for grain 3 of speci- 
men H6, which was unintentionally tilted 7° out 
of a (100) plane, all grains generally were within 
1” or 2° of the plane specified. The directions of boun- 
daries were measured generally to within 1° on both 
upper and lower surfaces, and the average direc- 


Table l. Percentage Composition of Common Elements 
in Two Lots of Silicen Iron* 


Material si c r s Ma Al Ti ce 
C (commercial) 3.38 0.005 0013 0.010 0.04 O01 0.0013 0.05 
L. (laboratory) 3.31 06.004 0016 0095 06.02 0.01 0.0009 0.01 


* Further purification through the removal of carbon, phosphorus, 
and sulphur during annealing at high temperatures in pure dry 
hydrogen, which was carried out for some anneals, could be ex- 
pected 


tions were determined for use in calculating the 
grain boundary angles. Variations in grain boundary 
directions refer to deviations from average direc- 
tions. Boundaries near the junction point for all 
specimens generally were very close te perpendicu- 
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a starting point for the (100) series, assuming, of 
V course, that any differences due to altered crystal- 
3 lographic relationships of the boundary may be neg- 
: t tthe lected providing that a 44° or 45° difference in crys- 
oy ‘i tal orientation is again obtained by rotation about a 
yy “Ta a Referring to the orientations of grains 1 and 2 of 
| : ds specimens H4 and H5 listed in table II, it will be 
® seen that these grains have the same orientation 
a relationship as grains 1 and 2 of specimen M1. E,, for 
; { each, therefore, can be set equal to 1.14. Again using 
| 2 eq 1, one obtains values of E for A’s of 21°, 24°, 17°, 
——APRG and 27°. From the E values of this partial (100) 
Fig. 1—Schematic diagram showing crystallographic \2 r 
and grain boundary directions in a three-grain speci- | | | | 
men. | e 
10 +—- + 
; larity with the sheet. Consequently, the samples / 
could be treated as two-dimensional in nature. P | 
The general plan followed in calculating energies sj 
of boundaries in the low A range was to start with 4 ] 
known energies in the high 4 range, which were 2 / 
available for the (110) series from published data.’ s | / 
The method employed for the (100) series will be T 
described later > / 
The curve shown in fig. 2, giving the variation of % ; 
E with difference in orientation, was constructed as 2 «4 / +— + + +— 4 
the calculations proceeded. First, as much of the | @FROM CURVE OF REF. ¢ 
ve curve as possible was drawn using data from table I, | ie Poin pieapnn 
ref. 1. The values shown with asterisk marks in e bie | 4 a 
table II (also shown as black dots in fig. 2) were 
then read from this curve. In the case of specimens | 
Fl and S4, two high energy values were available ‘ | 
to use in eq 2 to calculate the third E value. With ° 10 20 30 40 50 
specimens S3, S2, and Sl, one E value was selected DIFFERENCE IN ORIENTATION & IN DEGREES 
from the curve for use in eq 1 to calculate the other 
two energies: the selected E values for S2 and Sl, Fig. 2—Plot showing variation of relative energies 


with difference in orientation for grains with com- 


enclosed in brackets, were determined by the final 
mon (1160) plane. 


shape of the curve 


Before indicating how the calculations were made series, a tentative curve can be drawn for purposes 
for the (100) series, specimen M1, which connects the of interpolation. (The final curve depends, of course, 
(100) series with the (110) series, needs to be de- on other points—a process of adjusting has to be 
cribed. Referring to the stereographie projection in employed to allow for these changes.) In this way 
fig. 3, it will be seen that grains 1 and 3 belong to a E,. for specimen H3 was selected at a value of 1.22. 
(110) series and have a difference in orientation of The remainder of the H series was similarly evalu- 
28.5 (chosen near 25 , where the energy curve be- ated. In plotting the points for the curve in fig. 4 
comes horizontal, for greater accuracy of the value each interpolated point is indicated by a cross and 
of E.,). On the other hand, grains 1 and 2 have a each calculated point by an open circle. 

[O01] direction in common; so in three dimensions z 

i these two grains belong to a (100) type series with Microstructure 
a difference in orientation of 44°. From the value The appearance of the microstructure for labo- 
1.09 for E., selected from the curve of fig. 2, one ob- ratory and commercially prepared lots of silicon iron 
tains, using eq 1, the value 1.14 for E,.. This provides was much alike with only minor amounts of inclu- 


Table I. Grain Orientations and Boundary Energies 


Differences in Grain Boundary 
Orientation ef Grains Orientations Orientations of Boundaries Equilibrium Angles Energies Equa- 
tien 
Speci Mate Ne. 
men rial Group E E E Used 
0 2 28.5 11.5+2 106 240 ~+1 94.5 131.5 134 0.81 1.09° 2 
19 42 104 252 122 90 0.58 1.10° 1.08° 2 
Ss i ) 4 7.5 25 137 218.5 145 134 1.02 0.74 0.59 1 
<2 I 2 + 136 224 142 129.5 0.78) 0.60 0.48 1 
3 1 " 0 ‘ 25 0 2 146 231 1 1tl¢ 159 060) 0.22 0.54 1 
Mi 0 Se 4 2 12 2 123.5 246 0 iil 126.5 1.14 1.09*° 1.27 1 
\ 100 
Ha ‘ 1 20 5 21 24 1 125 1 0 125 1.14 1.13 1.28 1 
H ( 1oOo 62 4 17 27 0 104 2 2 128 (1.14) 1.04 1.22 1 
H ‘ oo 7 a 16.5 0 0 0 114.5 1.22} 1.21 1.99 1 
oo 2 7 20 0 127 0 P 115 092 1113) 11.25 
He ‘ 00 0 16 0 104 0.71 24 1.19 2 
H < oo 0 ’ 2 1 22 ine o8 0.58 0.64 1 
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Fig. 3—Stereographic projection giving directions 
of cube poles of three grains in specimen M1. 


sions visible. Further, the movements of boundaries 
produced by annealing were largely the same. 

Boundaries: With good atmosphere control it was 
possible to maintain a relatively smooth and bright 
surface during annealing and at the same time de- 
velop visible boundaries through thermal etching. 
In some instances the surfaces became rough and 
repolishing was necessary. Such polishing, which 
was done on 3/0 emery paper, disclosed an orienta- 
tion dependence of the thermally etched boundaries. 
These boundaries, which appeared as surface grooves, 
became progressively harder to erase with increas- 
ing difference in orientation in the low A range. 

Another similar observation was that boundaries 
for small differences in orientation generally failed 
to straighten as rapidly or as far as those for large 
differences in orientation. 

Illustrations of Boundary Changes: A series of 
photographs for specimen S3 are shown in fig. 5 
giving the microstructure in the original condition,‘ 
a During preparation all samples reached a temperature of about 
1100°C for approximately 1 hr 
as annealed 24 hr at 1200°C, and after 66 hr at 
1400°C. These photographs illustrate a general ob- 
servation in the present work (see experimental 
procedure) that initial grain boundary angles often 
are far from equilibrium values. 

Another example of boundary migration is that 
observed for specimen M1. Initially, grain 2 was of 
peninsular shape near the junction point of the three 
grains, a shape conducive to the motion of the junc- 
tion point toward grain 2. Actually the junction 
point did move during annealing for a total distance 
of 0.6 mm toward grain 2. Fig. 6 shows what hap- 


Fig. 5—Microstructure of specimen S3. a. (left) Specimen as prepared. Polished and etched. X500. 
b. (center) After 24 hr at 1200°C. Thermally etched. X500. c. (right) After 66 hr at 1400°C. Polished 
and etched. X500. 
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pened during the first anneal when the junction 
point advanced 0.3 mm. Traces of the chemically 
etched boundaries indicate the initial configuration, 
and sharply defined thermaliy etched boundaries, 
the final position. The intermediate positions that 
appear to be boundaries were not visible at high 
magnification. Their visibility at X100 can be ex- 
plained in terms of shallow grooves which formed 
in the surface when the boundaries stopped moving 
for a time or when they moved at a slow rate as 
compared with the average motion. The irregular 
shape of grain 2 would account for some of the un- 
even movement but possibly not all. 
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4 = — 
| @ FROM SPECIMEN ™ 

i] + INTERPOLATED VALUES 
| EXPERIMENTAL VALUES 


° 10 20 30 40 50 
DIFFERENCE IN ORIENTATION & IN DEGREES 
Fig. 4—Plot showing variation of relative energies 
with difference in orientation for grains with a 
common (100) plane. 


Fig. 7 illustrates the final grain boundary con- 
figuration in specimen H6. The broad boundaries 
appearing in the microstructure are not due to wide 
grooves but to a slight offset of the grains. The 
extremities of these broad boundaries actually cor- 
respond to initial and final boundary positions for 
the last anneal. 


Effect of Difference in Orientation 


The curve obtained in fig. 2 is in good agreement 
with that obtained formerly by Dunn and Lionetti’ 
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in that it establishes a rapid drop in energy for A 
values below 15°. The present curve, however, is 
extended further into the low energy range, but the 
data are not sufficiently accurate to determine the 
exact shape of the curve in this region. The curve 
as drawn is in good agreement with a E.A (A-In4) 


variation of energy with difference in orientation, a 
theoretical form of energy curve that has been de- 
rived by Shockley and Read‘ from dislocation 
models of grain boundaries 

Since the energy values obtained in the present 
investigation depend on the assumption that equi- 
librium angles are reached, the trends of angle 
changes are of importance in determining whether 
calculated energies are high or low. For example, 
the observation was made that , in specimen F1 
nereased during annealing. This means that E 
at a value of 0.81 was approached from above and 
that much longer annealing might have lowered this 
value somewhat. The final value of 4, in specimen 
33, an acute angle, represents reduction from a 
larger angle (fig )). and this circumstance, of 
course, means that E,, and E., must be substantially 
smaller than E,,. The final value of ®, is in substantial 
agreement with that formerly obtained’ for a similar 
group. Furthermore, the directions of angle change 
ybserved for specimens S2 and SI indicate lower 
energies for smaller differences in orientation. It is 
reasonable to conclude, therefore, that the form of 
energy curve obtained is not one of chance due to 
nonequilibrium conditions of the specimens but 
rather is a representation of a real effect of orienta- 
tion difference on energy 


The recently published work of K. T. Aust and B. Chalmers for 
nt proof 


of this orienta 


The curve obtained in fig. 4 for the (100) series 
has several surprising features. First there is a 
maximum boundary energy slightly above that for 
the (110) series. The relative values are based, of 
course, on one specimen M1; but it is believed that 
this sample can be considered as exceptionally re- 
liable. At first a maximum energy for A less than 45 
seemed surprising, but the dotted curve in fig. 3 of 
Shockley and Read's theoretical curve for a (100) 
series predicts a maximum point below 45°. A maxi- 
mum point at 30° would require the value of A in 
(A-InA) to be 0.34, which apparently is quite rea- 
sonable 

Although no conscious effort was made to have 


the initial part of the curve for the (100) series 


A A 

‘ ~ 
Fig. 6 (left)—Microstructure of specimen M1 in as- 
annealed condition after 24 hr at 1200°C. X100. 


Fig. 7 (above)—Microstructure of specimen H6 after 48 
hr at 1400°C. Thermal etch. X60. 


Area reduced approximately 20 pet for reproduction 


coincide with that of the (110) series, these parts 
of the curves are in good agreement. The curve for 
the (100) series satisfies a E.A (A-InA) relation re- 
markably well 

Summary and Conclusions 

To determine relative grain boundary energies as 
a function of difference in crystal orientation, 12 
three-grain specimens were investigated. The de- 
pendence of energy on orientation was studied 
through use of: (1) a (110) series wherein each 
grain had a (110) plane in the plane of the specimen, 
and (2) a (100) series wherein each grain had a (100) 
plane in the plane of the specimen. A microstructure 
investigation also was undertaken to establish con- 
ditions of equilibrium. 

Results for the (110) series show a relatively 
rapid rise in grain boundary energy with difference 
in orientation, and this agrees well with a function 
of the form E.A (A-InA) where E, and A are con- 
stants and A is the difference in orientation 

Results for the (100) series show a similar in- 
crease in grain boundary energy with difference in 
orientation wich the curve reaching a maximum 
value at a difference in orientation of about 30 
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Ordering Reaction in Cobalt-Platinum Alloys 


The order-disorder phenomenon in alloys near CoPt composition was 
studied during the progress of the ordering reaction. The changes in hard- 


ness, electrical resistance, X-ray diffraction, and microstructure which 
accompany the transformation at various temperatures were found to be 
similar to those characteristic of conventional heterogeneous precipitation 
reactions. The transformation is discussed in terms of four distinct proc- 


FUNDAMENTAL investigation of the mecha- 

nism of the ordering reaction and of the accom- 
panying changes in properties has been undertaken, 
since an extensive study of this process could well 
contribute to the knowledge of phase transitions in 
alloys. Cobalt-platinum alloys were chosen for the 
study since they exhibit interesting and unusual 
permanent magnet properties.” * In addition, the 
ordering reaction in cobalt-platinum alloys is a con- 
venient one to study experimentally because of the 
high maximum ordering temperature, the large dif- 
ference in the X-ray scattering power of cobalt and 
platinum atoms, and the relative ease with which 
the alloys can be plastically worked into wire and 
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esses which can appear in the reaction. 
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strip. In the early stages of this study, it became 
apparent that the published phase diagrams’ * of 
the cobalt-platinum system contained questionable 
features, in the region of 40 to 60 atomic pct Co, 
which were considered in another publication by the 
authors. That portion of the research reported 
elsewhere on the equilibrium states of cobalt- 
platinum alloys does not confirm the presence of a 
previously reported high temperature disordered 
tetragonal phase and a low temperature body- 
centered cubic phase. On the other hand, the struc- 
ture of the ordered phase is face-centered tetragonal 
with an atomic distribution analogous to that of 
CuAu.* This lattice forms from the disordered face- 
centered cubic phase in such an orientation that the 

100> directions are parallel to the <100> direc- 
tions of the disordered phase. At compositions other 
than the ideal 50 atomic pct the ordered phase can 
exist in equilibrium at high temperatures with the 
disordered phase. A Widmanstatten pattern of 
plate-like particles of the ordered phase parallel to 
{110} planes of the disordered matrix is observed 
when an initially disordered alloy is held at these 
temperatures. The temperature range of the two- 
phase region has been determined for three alloys 
by X-ray diffraction analyses, microscopic examina- 
tion, and electrical resistivity measurements, and 
these results are incorporated with some of those of 
Gebhardt and Koster in the revised phase diagram 
of fig. 1. 

The purpose of the investigation reported here 
was to examine the mechanism of ordering in co- 
balt-platinum alloys by X-ray diffraction and metal- 


by J. B. Newkirk, A. H. Geisler, D. L. Martin, and R. Smoluchowski : 
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Fig. 1—Constitution diagram for the cobalt-platinum 
system according to the results of Gebhardt and 
Koster,’ Newkirk, et al.’ 


The cubic disordered phase is designate » while the 


tetragonal phase is 410. 


lographic examination and to study the kinetics by 
observing the changes in various physical charac- 
teristics as initially disordered specimens were aged 
isothermally for various periods of time at tempera- 
tures between 400° and 800°C. The _ properties 
studied included electrical resistance, hardness, and 
magnetic hysteresis. The only prior study of this 
sort’ was not very extensive and resulted in several 
erroneous conclusions. A strong similarity between 
this reaction and the process of precipitation from 
solid solution has become apparent on the basis of 
this investigation. Thus, a correlation with the 
sequence of stages that has been proposed as general 
for the precipitation alloys is used here as a guide in 
interpreting the observed effects 


Preparation of Specimens 


Three 150-g alloys were made, containing about 
42, 48, and 54 atomic pct Co, respectively. The 
exact analyses of the ingots after homogenization 
were 41.62, 47.64, and 53.80 atomic pet (17.71, 21.61, 
and 26.01 wt pet) Co. Platinum of higher than 99.5 
pet purity was mixed with rondel cobalt, reported 
to be 99.9 pct pure, and melted by high frequency 
induction under an atmosphere of nitrogen in a 
crucible lined with magnesium oxide. The melt was 
allowed to freeze in the crucible. The resulting in- 
gots were about 3 in. long by %s in. in diam. After 
homogenizing in hydrogen for 100 hr at 1275 C, the 
alloys were hot swaged to ', in. in diam. Several 
magnetic specimens 1 cm long and about 20 thin 
dises for hardness tests and microscopic studies 
were cut from each rod. A 1-in. length of the 48 
and 54 pet Co rod was then hot swaged and cold 
drawn to wire 0.020 in. in diam for use as X-ray 
and electrical resistance specimens At first, the 
42 pet Co alloy could not be drawn into wire but 
by careful handling one piece was hot rolled into a 
0.015 in. thick strip. Slivers were sheared from 
this strip for Debye-Scherrer specimens and electri- 
cal resistance measurements 
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All specimens were initially disordered by hold- 
ing several hours at 900° to 1000°C while sealed in 
a quartz vial containing argon at low pressure. The 
disordered state was retained by quenching the vial 
into water and breaking it. Samples to be given an 
isothermal aging treatment were then individually 
sealed in small quartz or pyrex vials containing 
argon. 

X-ray Studies: Debye-Scherrer Method 


One of the most useful tools for studying the 
mechanism of ordering is X-ray diffraction analysis. 
A series of experiments was designed to show the 
manner in which Debye-Scherrer diffraction pat- 
terns change as the random face-centered cubic 
lattice transforms isothermally into the ordered 
face-centered tetragonal lattice. While the equilib- 
rium degree of order is a function of temperature 
the degree of transformation is a function of both 
temperature and time. Two distinctly different se- 
quences of diffraction patterns have been found. In 
the one sequence, which occurs most frequently at 
low aging temperatures, the tetragonality lines for 
the ordered phase appear in their final positions and 
become stronger at the expense of the original cubic 
lines. The change is “discontinuous,” analogous to 
its counterpart in precipitation.” The other sequence, 
which occurs most frequently at high aging tem- 
peratures, is characterized by the gradual broaden- 
ing of most of the cubic lines and the final resolu- 


Fig. 2—Debye-Scherrer patterns illustrating discon- 
tinuous (a to c) and continuous (d to f) sequences. 
Filtered cobalt radiation. 

a Aged hrat unetched 


b Aged 18 hr at 50 . unetched 
< Aged 25 br at 50@°C, unetch d J 


18 atomic pet Co 


d Aged % min at 700°C, etched ) 
‘ Aged 21 min at 700°C, etched 
j Lhrat 700°C, etched J 


12 atomic pet Co 
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tion of the broadened bands into sharp tetragonality 
lines. The change in position of the lines is gradual 
and this will be referred to as the “continuous” type. 
Typical patterns illustrating the two sequences are 
shown in fig. 2. The distinguishing features of the 
two types of pattern sequences are best seen by fol- 
lowing the changes of the {311} face-centered cubic 
line as aging proceeds. Other cubic lines, which 
double on ordering, show similar changes but not 
so clearly as does the {311} series. In the discon- 
tinuous sequence, fig. 2a, b, and c, the {311}... line 
decreases in intensity but remains relatively sharp, 
while the (113) cccesconas ANA (311) Lines in- 
crease in intensity beside it, remaining sharp them- 
selves during this period. On the other hand, in the 
continuous sequence, fig. 2d, e, and f, the {311}... 
line at first becomes diffuse and then spreads into 
a band which ultimately resolves itself into the two 
{311} cceeaconar Lines. In both sequences the final struc- 
ture is the same—fully transformed—although 
more than 1000 hr is required to attain this at 500°C 
in the 42 atomic pct Co alloy. 

It was noticed that the interior of drawn wires, 
exposed by etching off the original surface, followed 
the continuous sequence at somewhat lower tem- 
peratures than did the original unetched surface. 
This effect is shown in fig. 3. It is presumed that 
this is another consequence of the surface condition 
which was discussed elsewhere.” As soon as the 
surface effect was discovered all succeeding speci- 
mens were etched after heat treatment. 

The descriptions of the X-ray patterns are sum- 
marized in table I. For convenience in tabulating 
and discussing the patterns a’ code was adopted. 
This is presented at the bottom of the table. The 
data clearly illustrate the two types of sequences; 
the discontinuous type being characteristic of speci- 
mens which were aged at the lower temperatures 
and of the fine-grained surface of the wire, and the 
continuous type being characteristic of higher tem- 
peratures and the coarse-grained metal below the 
surface. As with other phase transformations in 
metals, the rate rapidly increases with temperature 
so that a comparable degree of transformation is at- 
tained in much less time at the higher temperatures. 
In addition, the fine-grained surface of the speci- 
mens becomes ordered much faster than the interior, 
although resolution of the doublet lines is achieved 
sooner in the interior. The interpretation of the 
patterns will be discussed later. It will suffice to say 


Fig. 3—Debye-Scherrer patterns illustrating dif- 

ferent sequences for surface and interior of drawn 

wire of 48 atomic pet Co alloy quenched from 
1000°C. Filtered cobalt radiation. 


a (upper). Discontinuous type. Aged I hr at 600°C, unetched 
b ewer). Continuous type. Aged 4 hr at 600°C, etched 
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Table I. Summary of Debye-Scherrer Photographs 
Made In Study of Mechanism of Transformation* 


Aging Aging 
Temperature, Time, 
°C ur 


42 Atomic Pet Cobalt Alley (All Specimens Etched): 


500 ‘a 2h 8 25 96 400 1,000 


600 ‘a i 6 28 64 256 315 
A B B Cc D E 
650 for 54 hr, F 


700 0.05 01 02 O04 10 2 36 
B B Cc Cc Db F 


418 Atomic Pet Cobalt Alloy: 


400 120 408 936 
Unetched vb’ 
Etched B 
440 4 6 8 16 48 «672 108 195 396 432 7 
Unetched A A A B B’ 
Etched B B B B 
500 1 3 4 7 130 «(25 96 402 
Unetched A A E 
Etched B by 
600 0.05 ‘a 1 4 25 96 236 251 792 1,000 
Unetched E E E 
Etched B B Cc D E F 


650 etched 54 hr, F 


700 01 Me ve 1 25 120 236 
Unetched Cc b E 
Etched E E F 


34 Atomic Pet Cobalt Alley: 


50€ 1 4 18 48 100 240 527 
Unetched B py E 
Etched B B B B 
600 0.1 ty 2 8 32 128 
Unetched D 
Etched B B Cc D E E 


650 etched 54 hr, F 


700 0.1 i + 96 «256 
Unetched B E E 
Etched B’ F 


The patterns are described by the following code: 


Discontinuous Sequence (Split Lines 


A Single face-centered cubic pattern; sharp lines. Disordered 

B’ Sharp face-centered cubic lines plus weak diffuse super 
lattice lines 

¢ Sharp face-centered cubic lines plus weak face-centered 
tetragonal lines and diffuse super'attice lines 

dD’ Sharp face-centered cubic lines plus sharp face-centered 
tetragonal and superlattice 

E Face-centered tetragonal and superlattice lines only; unre 
solved doublets. Strained ordered 

F Face-centered tetragonal and superlattice lines only; re 


solved doublets. Strain-free ordere 


Continuous Sequence (Banded Lines 


d Single face centered cubic pattern; sharp lines. Disordered 

B Sharp face-centered cubic lines, some developing diffuse 
side-bands; weak diffuse superlattice lines 

¢ Diffuse face-centered cubic lines, some spread into bands; 
diffuse superlattice lines 

dD Diffuse face-centered tetragonal and diffuse superlattice 
lines only 

E Face-centered tetragonal and superlattice lines only; unre 
solved doublets. Strained ordered 

F Face-centered tetragonal and superlattice lines only; re 
solved doublets. Strain-free ordered 


here that they are consistent with the notion that 
ordering occurs by nucleation and growth of parti- 
cles of the ordered phase at the expense of the dis- 
ordered matrix. 


Diffuse Diffraction Effects 


Unusual diffraction effects were found when a 
partially ordered coarse-grained wire was exposed, 
without rotation, to characteristic cobalt radiation 
in the Debye-Scherrer camera. Such diffuse diffrac- 
tion effects were not found for disordered or highly 
ordered specimens. A systematic study of this dif- 
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fuse scattering was made using a single crystal of 
CoPt (49.6 atomic pet Co) which was isothermally 
aged to an early stage of the ordering reaction (12 
min at 600 C) and then quenched. A detailed de- 
cription of the technique used and the diffraction 
effects observed in this study are to be presented in 
Only the interpretation of the effects 
as they pertain to this investigation are given here 
The method, which has been used as a tool in pre- 
vious investigations of the mechanism of aging, in- 
volves the analysis of several series of Laue-type 
patterns, similar to those in fig. 4, from which the 


another paper 


reciprocal lattice of the partially ordered crystal 
may be built up.” It was found that the reciprocal 


Fig. 5—Reciprocal lattice plot of data from several 
series of patterns of the type shown in fig, 4. 
(101) is plane of Co Pt reciprocal lattice 
indicates ot ved rods at 30° to the plane 
0 indicates observed rods perpendicular to the plane 
Fer clarity rods are twice actaal length 


(002) 


Fig 4—Diffuse 
diffraction 
effects in 
patterns of 
a small Co-Pt 

crystal aged 12 
’ min at 600°C. 
Unfiltered cobalt 


sot radiation. 
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lattice exhibited a number of <110> rods extending 
through the normal reciprocal lattice points for a 
face-centered cubic crystal. A projection view of 
the (101) plane of the reciprocal lattice is given in 
fig. 5. At each reciprocal lattice point the number 
of 110> rods is less than the total number of 
possible directions in this family but is the same for 
equivalent points. Also the configuration of ob- 
served rods at equivalent points is symmetrical with 
respect to the origin. The lengths of the rods at dif- 
ferent points are not the same, the longest ones be- 
ing those which are farthest from the origin of the 
reciprocal lattice. Although special steps were 
taken to detect diffraction streaks extending into 
the direct beam spot, none were found. In one series 
of photographs, definite evidence of a different type 
of rod extending in the (100) direction was visible. 

The prominent effects can be explained by assum- 
ing that the crystal contained internal lattice strains 
in <110> directions caused by platelets of the tet- 
ragonal phase which are lying on, and are coherent 
with, {110} planes of the cubic matrix. This state of 
strain lowers the periodicity of the matrix lattice in 
the —110> directions and thereby results in a cor- 
responding relaxation of the conditions for Bragg 
reflection. The above explanation is in accord with 
the previously drawn conclusion that coherency on 
110; matrix planes is most probable on the basis of 
least strain. It is also in agreement with the micro- 
scopic evidence of fig. 6c which shows a Widman- 
statten pattern of plate-like particles parallel to 
{110} matrix planes analyzed previously.* 
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Since the presence of ordered platelets lowers the 
periodicity of the matrix not only in the <110 

direction but also (to a lesser extent) in others, one 
may expect to find less intense rods in other direc- 


Table I. Summary of Microstructure and X-ray 
Patterns of Specimens Used for Hardness Tests 


Aging Recerys- Crystal 
Tempera- Time, Stria- talliza- Strac- 
ture, °C Hr tiens tien ture 


18 Atomic Pet Cobalt 


As quenched none none 
200) none none 
4 none none 
faint started 
+8 faint started 
240 faint advanced 
1.000 faint idvanced O+ slight D 
600 none none 
+ f 1 tarted 
faint started 
p ent dvanced oO 
1.000 p nent started 0 
o4 none none 
1 faint started 
48 t started 
108 none 
1,000 tarted 
54 Atomic Pet Cobalt 
As quenched none none 
400 wt none none 
500 4 none none 
1 none 
+ faint started 
240 faint tarted 
1,000 faint tarted D+O 
600 o4 faint none dD sight O 
48 ate tartec 
faint started 
0 derate started 
000 nent tarted 
700 1 faint started 
48 moderate none 
108 moderate started 
000 prominent started oO 


Fig. 6—Microstructures appearing dur- 
ing the ordering of the 54 atomic pet 
Co alloy quenched from 1000°C. Etch: 
aqua regia. 
(upper left). Aged 25 hrat T25°C. 
(upper right). Aged 48 hr at 600°C, 


© (lewer left). Aged 50 hr at 728°C. X1500 
ad Glewer right). Aged 50 brat 728°C. 


Area reduced approximately 66 pet 


for reproduction 


tions. The intensity of the other rods will depend 
upon the atomic density of the reflecting planes and 
the angle which the platelets make with them. This 
would account for the evidence of a [100] rod 
through the (020) point, since in that direction the 
interplaner distance of the ordered lattice is much 
different from that of the disordered. In the <111 
directions the change in interatomic distance is 
negligible and therefore no <111> rods would be 
expected 
Microstructure 
Several interesting features were observed in the 
microstructure as the alloys were ordered iso- 
thermally starting from the disordered state. These 
could be rationalized on the basis of the sequence 
that has been proposed as general for the precipita- 
tion alloys.” Specimens of the 48 and 54 atomic pct 
Co alloys, which had previously been used for the 
hardness surveys, were used. X-ray patterns were 
also made for a few of the specimens and the results 
of these are incorporated in table II. In the as- 
quenched disordered condition, the microstructure 
consisted only of equiaxed, twinned grains typical 
of many single-phase, face-centered cubic alloys 
The changes in microstructure which accompany the 
isothermal ordering of these as-quenched alloys can 
be classified according to four prominent features 
These are discussed in chronological order according 
to their appearance in the precipitation reaction 
Localized Ordering Preferential formation of 
particles (presumably ordered) along grain bound- 
aries and slip bands, as in fig. 6a, was observed in a 
few instances, particularly at very high aging tem- 
peratures where the ratio of rate of nucleation to 
rate of growth is low. The Debye-Scherrer photo- 
graph of this sample showed strong disorder lines 
plus weak order lines. This preferential nucleation 
effect was probably responsible for the greater 
number of particles along certain lines of the Wid- 
manstatten pattern of fig. 6c. In that micrograph 
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the trace of one of the lines of preferred nucleation 
is parallel to a twin boundary, both in the parent 
grain and within the twin, indicating that the pre- 
ferred sites are on the conventional (111) slip (and 
twinning) planes 

General Ordering: At low aging temperatures the 
general nucleation and growth of the ordered par- 
ticles appears as an unresolved mottling (fig. 6b) 
or is obliterated by gross features of the microstruc- 
ture as in fig. 7c. Debye-Scherrer photographs of 
these specimens (table II) show that at this stage 
of aging the structure is practically all ordered. At 
higher aging temperatures the gro features are 
uppressed and the Widmanstatten pattern becomes 
recognizable as in fig. 6c. Consideration of the num- 
ber of traces and their directions relative to the 
twin boundary shows that this Widmanstatten figure 
is due to the presence of ordered plate-like particles 
lying on {110} matrix planes 

Self Deformation: The twin markings, striations 
or “ripples” of fig. 6d were evident in the micro- 
tructure of specimens after many conditions of 
aging, particularly at the higher aging temperatures 


(table II). A similar structure is also found in 
ordered CuAu, in which case the striations are 
known to be less prominent in alloys further from 
the ideal composition. The most prominent examplk 
among precipitation alloys occurs in the Cu-Be sys- 
tem These striations are considered in our work 


to be manifestations of stresses which accompany 
the formation of the coherent ordered phase Part 
of the strain energy removed by this self-defor- 
mation process of twinnir A stereographic analysis 
of the directions of the train markings shows that 
the traces are due to the intersection of {111} planes 
with the surface of polish. Debye-Scherrer examina- 
tion shows that samples containing the striation 
type of microstructure may have ordered and dis- 
ordered phases together or may have no detectable 
amount of disordered phase (table II) Micro- 
structures showing striated structure as in fig. 6d 


< 


* Fig. 7—Microstructures appearing dur- 
ing the erdering of the 48 atomic pct 

ba Co alloy quenched from 1000°C. Etch: 

: aqua regia. X250. 

@ (upper left). Aged 48 hr at 500°C. 

b (upper right). Aged 240 br at 500°C 

« Clewer left). Aged 1000 br at 600°C 

ad (lewer right): Aged 48 hr at 700°C; 

etch: NaCN electrolytic 


Area reduced approximately 66 pet 
for reproduction 


have been reported for ordered CuAu, FePt, 
CoPt,* and Ni,W. 

Recrystallization: An alternate method for the 
removal of strains that occur during the ordering 
process consists of a secondary reaction in which 
new grains recrystallize from the parent grains. 
This occurs predominantly at grain boundaries, figs. 
7a and 7b. The new grains have a different orienta- 
tion from the old as revealed by a difference in 
appearance of etch pits and the presence of Debye- 
Scherrer ares in Laue photographs of specimens 
which were known to be single crystals before aging. 
The new grains often grow with wavy irregular 
boundaries into one grain and occlude areas that 
are presumably twins of the new grain, i.e., thermal 
twins (fig. 7b). The recrystallized grains are de- 


Fig. 8—Change in electrical resistance of 42 atomic 
pet Co alloy during ordering at 500°C. 


Measurements made at 500°C 
Measurements made on quenched specimens at 60°C 
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tectable rather early in the ordering process (48 hr, 
500°C), when the deformation markings are only 
faintly visible. They continue to grow long after 
the structure has reached a high degree of order. 
Debye-Scherrer pictures show that the lattice can 
be either all ordered (fig. 7c) or mixed, ordered 
plus disordered (fig. 7a), after the recrystallization 
reaction has started. The recrystallization reaction 
is more prominent at the lower aging temperatures 
(fig. 7b); it is less pronounced at intermediate tem- 
peratures (fig. 7c) and is largely replaced by the 
self-deformation process (fig. 7d) as the mechanism 
of strain removal at higher temperatures. The re- 
crystallization reaction is slower in the 54 atomic 
pet Co alloy than in the 48 atomic pct Co alloy. 
Electrical Resistance Measurements 

The changes in electrical resistance during the 
isothermal aging of initially disordered specimens 
were somewhat unexpected. Originally the meas- 
urements were made on the specimens held at the 
aging temperature; however, here the only change 
during ordering was a slight increase as shown by 
the upper curves in figs. 8a to 10a.* This, of course, is 

* The aging curve for the 54 atomic pet Co alloy in fig. l0a can 
be considered as a control run since at 800°C this alloy does not 
order 
contrary to classical theory, although it is in agree- 
ment with the equilibrium studies which show that 
the ordered phase has a higher resistance than the 
disordered phase, when this property was measured 
at high temperatures.. When the specimens are 
cooled to 100°C or less for making the resistance 
measurements after the aging treatment, the data 
provide the conventional reaction curves shown in 
figs. 8b to 10b. While the data are not complete, 
they suggest that the 48 atomic pct Co alloy (the 
composition closest to the 50:50 ratio) orders the 
fastest of the three alloys. The curves in fig. 9b 
show that the rate of reaction increases with tem- 
perature in the usual manner for a diffusion-de- 


Fig. 9—Change in electrical resistance of 48 atomic 
pet Co alloy during ordering at 500°, 600°, 700°, 
800°C. 


Measurements made at 605° and 805° 
Measurements made on quenched specimens at 0° 
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Fig. 10—Change in electrical resistance of 54 atomic 
pet Co alloy during ordering at 500° and 600°C. 


a. Measurements made at 605° and 805°C oe 
b. Measurements made on quenched samples at 0°C 


pendent transformation. In addition these curves 
show that the final equilibrium value of the re- 
sistance is lower at the lower aging temperatures 
and thus the degree of order is greater, which is in 
agreement with theory 

The influence of measuring temperature on the 
electrical resistance of an alloy aging at 600°C is 
clearly shown in fig. 11. These data were obtained 
by aging the sample at 600°C, water quenching 
after various intervals (e.g. 30 min, 60 min, etc.) 
and measuring the resistance at 6°, 100°, 200°, 300°, 
and 400°C. After these series of measurements, 
the sample was given additional aging at 600°C and 
the sequence repeated. The curves for 600 and 
400° exhibit little change as the specimen is ordered 
at 600 A slight decrease occurs during ordering 
in the measurements at 300°C, while at lower tem- 
peratures the decrease becornes more pronounced 
Obviously, the main effect of ordering at 600°C is 
on the thermal coefficient of resistivity 


Hardness Measurements 


The changes in hardness that accompany ordering 
in the three alloys are illustrated by fig. 12. Each 
point is an average for at least three indentations, 
and two or three specimens were used for different 
aging times at each temperature. The occasional 
scatter in the data, i.e., that for the 700° aging in 
fig. 12a, is due to an unidentified difference in speci- 
mens. Regardless, the similarity to aging curves 
for precipitation is clear. In general, the rate of 
hardening increases with aging temperature, while 
the maximum attainable hardness decreases with 
increasing temperature. The alloys over-age, that 
is, the hardness decreases again after the maximum 
is reached. Greater maximum hardness is reached 
by alloys nearer to the ideal 50 atomic pct composi- 
tion in agreement with less complete results of other 
investigators.” 
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The curve for aging at 800°C in fig. 12b is un- 
usual. This temperature is only 15° to 20° below 
the temperature at which the ordered phase is un- 
table, yet pronounced age-hardening occurs. Such 
would not occur for a precipitation alloy, since the 
amount of transformation product would be negligi- 
ble at this low degree of undercooling. The inherent 
difference is probably that the potential amount of 
decomposition product in the ordering reaction is 
100 pet of the initial phase 

Magnetic Properties 

The magnetic tests were made with cylindrical 
pecimens, '4 in. in diam by 1 ecm in length, which 
were tested in an Isthmus electromagnet at a maxi- 
mum magnetizing field strength of 10,000 to 16,000 
oersteds. The values of residual induction (B,), 
coercive force (H,), and maximum energy product 
(BH ) tor the three alloys investigated are plotted 


in figs. 13 to 15. During ordering the residual in- 
duction of the disordered alloy decreases at a rate 
that depends on aging temperature. This property 
changes in the same direction as the induction at 


aturation which has been found to be less for 
ordered Co-Pt alloys than that for the disordered 


alloy Ordering results in a decrease in the degree 
of ferromagnetism, and this is manifested in a regu- 
lar decrease n residual induction analogous to 
electrical resistance On the other hand, the co- 


ercive force and the related energy product increase 
ng and then diminish 


to a maximum during ordet 


Coercive force is the resistance to demagnetization 
and can be considered as a magnetic hardness 
analogous to mechanical hardness which is the re- 
sistance to indentation In regard to these alloys 
the coercive for« decreases after the maximum 


more prominently than does mechanical nardness 


The temperature dependence of the rate of change 
of the magnetic properties follows exactly that of 
the other properties described previously. The 
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Fig. 11—Change in electrical resistance of 48 atomic 
pet Co alloy during ordering at 600°C. 
The specimen was aged at 600°C, water quenched and resist- 


ance measured at 0°, 100°, 200°, 300°, and 400°C before addi- 
tional aging at 600°C 


properties on aging at 600°C are generally higher 
than those for 700°C, the low magnitudes of the 
maxima for 500°C (fig. 14) were unexpected. The 
48 atomic pct Co alloy exhibited the highest co- 
ercive force and energy product while the 54 atomic 
pet Co alloy had the highest residual induction in 
the disordered condition 
Discussion of Results 

In view of the data presented above, a mechanism 
is proposed by which an initially disordered speci- 
men of Co-Pt becomes ordered during isothermal 
aging. The question of whether or not the mechanism 
offered here is general for other ordering reactions 
probably should wait until many other systems have 
been closely studied. On the other hand, it has been 
possible to rationalize the data for many precipita- 
tion alloys on the basis of one carefully studied 
system, Al-Ag It is emphasized that secondary 
reactions, such as self-deformation and recrystalliza- 
tion which persist after full order is attained, may 
obscure effects of the primary ordering reaction and 
therefore lead to erroneous conclusions, if they are 
not properly interpreted. Some of these effects are 
now known to depend strongly upon the reaction 
temperature. The high temperatures at which Co-Pt 
alloys will order makes the system particularly suit- 
able for studying the mechanism of the reaction at 
various temperatures. Since the effects found at low 
temperature aging closely parallel those already re- 
ported by many investigators for the classical Cu- 
Au alloys, it is thought that the ordering reaction 
in the Co-Pt system is basically the same as that 
occurring in the Cu-Au system, except that a higher 
maximum ordering temperature is possible. The 
Co-Pt system then offers more advantages than the 
Cu-Au system for fundamental studies of the pri- 
mary ordering reaction, since secondary reactions 
may be suppressed by using a high reaction tem- 
perature. 

The experimental effects described above for the 
isothermal ordering of Co-Pt alloys may be ex- 
plained in terms of the four distinct processes sug- 
gested by microstructure studies, namely, (1) local- 
ized ordering, (2) general ordering, (3) self de- 
formation, and (4) recrystallization. 

Localized Ordering: If the ratio of the rate of 
nucleation to rate of growth is low, one would ex- 
pect that the first nuclei of the ordered lattice will 
appear and grow at imperfections in the disordered 
parent lattice. Thus, if the rate of general nucleation 
of ordered particles throughout the matrix crystal 
is suppressed by allowing the reaction to proceed at 
a high temperature, one might expect to find pref- 
erential formation of particles along slip lines and 
grain boundaries as in fig. 6a. The phenomenon was 
clearly brought out by aging in the two-phase field 
(fig. 6c) 

General Ordering: At lower aging temperatures 
one expects the nucleation rate of ordered particles 
throughout the grain to be much higher and to cause 
a large percentage of the alloy to assume the 
ordered structure, though dispersed in very small 
individual particles. This condition would generate 
large lattice strains due to the {110} coherency, 
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which exists between the ordered regions and the 
matrix surrounding them, and would account for 
the increase in values of the strain-dependent physi- 
cal properties. It would also account for the general 
dark and mottled etching effect so commonly found 
in these alloys after most aging treatments. 

It is important to recognize a fundamental dif- 
ference between this stage of the ordering process 
and its analog, general precipitation. In the case of 
precipitation the particles of the second phase which 
separate from the matrix will ultimately have a 
different composition, as required by the constitu- 
tion diagram, from that of the parent alloy. With 
ordering alloys, however, all the matrix becomes 
ordered in time. The alloy passes through a two- 
phase stage, in which regions of the ordered phase 
nucleate and grow until they impinge, leaving finally 
a single phase again, which is composed of domains 
of long range order. Although in “off-composition” 
alloys there may be some tendency for coring as the 
ordered particles grow, one would expect it to be 
very slight since even at annealing temperatures 
within the two-phase region, where plenty of time 
was allowed for segregation, no significant change 
of composition of the two-phases was detectable. In 
the Ni-Pt system, however, marked segregation ap- 
parently does occur on annealing within the two- 
phase region." 

The continuous sequence of Debye-Scherrer pat- 
terns given in figs. 2d to f and 3b may be interpreted 
by assuming that the ordered lattice, forming in the 
disordered matrix, is restrained from assuming its 
normal tetragonal dimensions by virtue of its co- 
herency with the cubic matrix. Thus the face- 
centered cubic diffraction lines spread into bands 
as the matrix lattice is strained, and then, as the 
tetragonal lattice grows into predominance, the 
bands resolve into recognizable pairs which ulti- 
mately sharpen into the final ordered pattern. At 
no time are any diffraction lines visible other than 
ones ranging from those of the initial face-centered 
cubic lines to those of the final tetragonality lines 
Furthermore it is observed that at no time in the 
sequence do the diffuse bands extend beyond the 
final position of the tetragonality lines. These facts 
indicate that, while coherency is preserved, the c/a 
ratios of the lattice cells range from a value of one 
in the unstrained cubic matrix, to their final value 
less than one in the unstrained tetragonal structure 
It is not possible to decide whether this range ob- 
tains within a single ordered particle or represents 
a distribution for various particles in a partially 
transformed matrix grain. Assuming the former, it 
might be argued that this transition lattice between 
ordered and disordered regions is not under strain 
because the degree of order within it may be such 
as to require the cell shape which already exists 
Such rigorous correspondence of the degree of orde1 
with the tetragonality of the lattice joining ordered 
and disordered regions does not seem probable, how- 
ever, since the strain-dependent properties reach a 
maximum at aging times which give a large amount 
of the transition lattice as ;udged by Debye-Scherret 
effects. 


Self Deformation: The transition from the cubic 


Fig. 12—Change in hardness of three alloys during 
ordering at various temperatures. 


For the 42 atomic pet Co alloy 
b For the 48 atemic pet Ce alley 
For the 54 atemic pet Co alloy 
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to the tetragonal pattern is very gradual, when the 
transformation occurs above 600°C. This indicates 
that the volume of strained metal having neither 
the initial cubic cell nor the final unstrained tetrago- 
nal cell remains relatively large during the trans- 
formation. The ordering strains then must be dis- 
tributed over long distances. Apparently the self- 
deformation process consists of the relief of these 
long range strains by twinning and is accomplished 
by the movement of relatively large blocks of metal. 
Short-range coherency strains, giving rise to high 
coercive force, can still prevail within the blocks 
themselves. 

The process of self-deformation limits the strain 
which the ordered and disordered lattices can suffer 
and therefore limits the hardness which can be de- 
veloped by ordering. On the other hand, it also re- 
lieves stresses which would otherwise build up to 
a point where total recrystallization, with its attend- 
ing large decrease in physical properties, would 
occur, as happens at lower aging temperatures. It 
may be that this self-deformation process is general 
for all ordering reactions of this type, since the 
striated microstructure is a frequent characteristic 
of so many ordering systems. Possibly the striated 
microstructures that have been found for other 
transformations such as the allotropic transforma- 
tion in cobalt” and the eutectoid decomposition of 
Cu-Si alloys” are also of this nature rather than a 
true Widmanstitten pattern of one phase in a ma- 
trix of a second phase 

Recrystallization: The recrystallization process 1s 
also induced by the ordering stresses. It is most evi- 
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Fig. 13—Change in magnetic prop- Fig. 14—Change in magnetic prop- Fig. 15—Change in magnetic prop- 

erties of 42 atomic pet Co alloy erties of 48 atomic pet Co alloy erties of 54 atomic pet Co alloy 

during ordering at various tem- during ordering at various tem- during ordering at various tem- 
peratures. peratures. peratures. 


dent at lower aging temperatures, where thermal 
recovery is not effective and where stresses required 
for slip and twinning are high, but can also occur 
at moderately high temperatures in conjunction with 
the twinning process as indicated by fig. 7c. It was 
tated above that the recrystallized grains, whose 
orientations are different from the parent, are ob- 
erved to start predominantly at grain boundaries 
and grow slowly into the body of the grain. Most 
likely the newly recrystallized material has the 
equilibrium structure for the aging temperature 
analogous to the equilibrium composition of the 
matrix in discontinuous precipitation. Evidence for 
this is given by the discontinuous sequence of Debye- 
Scherrer photographs (fi 2a to c) in which the 
face-centered cubic pattern grows weaker and the 
ordered face-centered tetragonal pattern grows 
tronger with aging time. In this sequence the main 
lattice lines of both patterns remain fairly sharp at 
all times while the tetragonality lines gain in pre- 
dominance. From this it must be concluded that the 
matrix lattice pl remain relatively unstrained 
throughout the process. To explain this, one may 


assume that at low aging temperatures the general 


reaction does not proceed to any great ex- 
tent before recrystallization starts. At crystal im- 
perfections and grain boundaries however, where 
the movement s requires less energy, order- 
ing is able to progr faster, giving rise to high 
lattice rains and inducing local recrystallization 
which sprei thre the body of the crystal. This 
might explain the in the magnetic hard- 
ness curve for aging at > (fig. 14) 

The recrystallization re: » is not wholly con- 
fined to temperatures whet general ordering is 
sluggish It was pointed out earlier that recrvystal- 
lized grains were also found in highly ordered alloys 
which were aged at 600 C. In these specimens the 


microstructure contained not only the recrystallized 
grains but also the striations characteristic of higher 
aging temperatures, indicating that twinning had 
occurred. Here the recrystallization reaction must 
have cooperated with the other processes to relieve 
the ordering stresses. In this case one would expect 
the sharp but faint tetragonality diffraction lines of 
the recrystallized metal to be superimposed on the 
diffuse bands of the partially ordered metal and 
thereby escape detection 

Evidence for recrystallization as a result of order- 
ing strains appears occasionally in the metallurgical 
literature although it is often not interpreted as 
such. For example, Samans"” reports the formation 
of a “new phase” which appeared at grain boun- 
daries during the aging of Cu-Ni-Mn alloys and 
which disappeared again on long annealing. He was 
not able to detect this “phase” by Debye-Scherrer 
methods nor to identify it by other means. A similar 
unidentified grain boundary constituent was ob- 
served by Averbach”™ in alloys of the same ternary 
system after they had been allowed to order. Dean 
reports an unidentified grain boundary “precipitate” 
which he believes is responsible for the age harden- 
ing of Cu-Ni-Mn alloys. The “precipitate” appears 
on low temperature aging and gradually spreads 
throughout the grains as aging progresses. It was 
observed that the amount of grain boundary material 
formed at 450°C tends to decrease after aging for 
four weeks. The results of the present investigation 
and the clear descriptions given by the above named 
authors lead to the conclusion that the heretofore 
unidentified “grain boundary constituent” is the 
ordered phase which has recrystallized due to co- 
herency stresses. The disappearance is a result of 
the slow absorption of small grains by the larger 
ones, after the reaction stresses have been thermally 


relieved 
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It has been proposed that the beta phase of Ni,W 
can form by two different mechanisms. viz by a 
“phase change” at 950°C and, although in this peri- 
tectoid reaction the beta phase does not exist in the 
disordered condition, by an “ordering mechanism” at 
925°C.” The different sequences of Debye-Scherrer 
patterns observed for the two aging temperatures 
were similar to those given in fig. 2 of this report. 
It may be that the recrystallization temperature for 
the Ni,W alloy lies between 925° and 950°C. in 
which case the diffraction effects accompanying the 
formation of beta phase could be explained without 
assuming the different mechanisms of transforma- 
tion. 

Other features of the X-ray diffraction studies 
may be compared with previously reported results 
Gebhardt and Kédster,” also working with cobalt- 
platinum alloys, studied the changes of Debye- 
Scherrer patterns with aging temperature, but used 
one half-hour aging periods throughout the series. 
For that reason they missed the intermediate steps 
of the continuous sequence, in which single lines 
first broaden and then resolve into two. The trans- 
formation sequence that they observed was always 
discontinuous, consistent with their observation of 
a microstructure that has been identified here as 
characteristic of recrystallization. The one half-hour 
aging period was not long enough to complete the 
transformation, for Gebhardt and Késter reported 
that the pattern of the disordered phase accom- 
panied that of the ordered after all treatments. The 
diffuse diffraction effects which were interpreted 
here as evidence for strained platelets of the ordered 
phase parallel to {110} planes of the disordered 
matrix have also been observed for Cu-Au allovs. 
but the geometry is different. Guinier and Griffoul” 
analyzed a partially ordered crystal of Cu,Au on the 
basis of diffraction effects similar to those observed 
for Co-Pt. They interpreted their results in terms 
of coherent platelets of ordered regions about 150 A 
thick on {100} planes of the disordered matrix. Un- 
doubtedly, the habit plane depends upon crystal- 
lographic considerations of least strain as in pre- 
cipitation alloys. 

Having as a guide the four salient features of the 
ordering mechanism as proposed above, we may now 
briefly examine the physical properties of these Co- 
Pt alloys at various stages of aging as thev relate to 
the suggested mechanism. 

The coercive force and mechanical hardness reach 
maximum values at about the same time, after which 
the coercive force drops sharply and the mechanical 
hardness diminishes slightly. The increase in these 
and other properties may be due to the lattice strain- 
ing which accompanies general ordering and has 
been found in many other systems which are highly 
strained by a solid phase transformation." The 
marked differences in the rate at which these two 
properties rise and fall indicate that the fundamental 
causes which produce them are not the same, as 
might well be expected, since the one property is 
the resistance to demagnetization and the other the 
resistance to deformation.* At present, the reasons 
suggested for this difference in behavior can be only 
speculative. Perhaps the coercive force is dependent 
upon small particles and short distance coherency 
strains between ordered and disordered regions, 


The difference in behavior of influencing factors on these prop 
t es is well demonstrated by solid solution hardening It is wel 
knov that the additior fi element in solid solution marked!s 
ncreases the mechanical hardness, but it has no influence on co 


ercive force 


whereas the mechanical hardness is dependent upon 
the longer range disregistry strains between the 
already ordered domains. This supposition is sup- 
ported by the observations that the coercive force 
reaches a maximum at a time when the amounts of 
ordered and disordered material are about equal, as 
indicated by the Debye-Scherrer surveys, and then 
declines steeply as the matrix is consumed by the 
particles of order. The behavior of the coercive force 
is very similar to the effect found by Jellinghaus' in 
the FePd alloy. In that case the coercive force rose 
from a value of 2 oersteds, for the disordered state. 
to 260 after aging for 15 hr at 500°C, and then fell 
again with further aging to 150 oersteds. The me- 
chanical hardness, on the other hand. appears to rise 
steadily as the volume of ordered material increases 
and then fall off only slightly after the maximum is 
reached. The latter is characteristic of other order- 
hardening alloys such as AuCu," CuPt." CuPd? 
Cu,Au,” and Ni,W." It is believed that the loss of 
hardness is due directly to the recrystallization re- 
action and to thermal recovery from strain. 

The fact that higher peaks in magnetic and me- 
chanical hardness are reached at 600°C than at 700°C 
may be a consequence of the greater stress required 
for self-deformation at the lower temperature or, as 
in precipitation, it may be related to the larger num- 
ber of smaller particles at the lower temperature, 
consistent with nucleation theory. It is possible that 
if specimens had been aged at temperatures below 
600°C for long enough times to reach the maxima 
for these properties, even higher values would be 
attained. However, the stress-relieving recrystal- 
lization reaction is probably most rapid between 
500° and 600°C, where atomic mobility is appreci- 
able and reaction strains are not released to a great 
extent by the self-deformation process. The possi- 
bility exists, therefore, that softening due to re- 
crystallization will overtake the hardening due to 
the general ordering process between 500° and 600°C, 
so that at these ordering temperatures the maximum 
hardness will not reach that attained at higher tem- 
peratures. This is confirmed by the curves for co- 
ercive force and energy product of the 48 atomic pet 
Co alloy aged at 500°C. 

The decline of the residual magnetization of Co- 
Pt alloys as a function of time is a consequence of 
the loss of ferromagnetism which they are known to 
suffer on ordering® and is directly associated with 
the effect of interatomic distance upon the exchange 
forces. It is less dependent on strain than is coercive 
force. 

The dependence of the change in electrical resis- 
tivity on measuring temperature apparently is one of 
the little-known phenomena of the ordering reaction. 
The slight increase in resistance when measured at 
the ordering temperature was at first thought to be 
due to strains, since the magnitude is about the same 
as that which is associated with coherency harden- 
ing; however, the ordered phase at high tempera- 
tures is characterized by a higher resistance than the 
disordered phase.* Thus, the gradual increase is con- 
sistent with the theory that ordering occurs by the 
gradual nucleation and growth of ordered particles 
at the expense of the disordered matrix. Measure- 
ments made at low temperatures show the normal 
decrease in resistance as ordering proceeds. The fact 
that finite time is required for ordering even at the 
highest temperatures and that the disordered phase 
can be retained on quenching from about 850°C ex- 
clude the possibility that either the degree of order o1 
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the degree of transformation is changed on quench- 
ing the specimens to lower temperatures for making 
the measurements. The atomic distribution is the 
same regardless of measuring temperature.* The only 


I holding times at high measuring temperatures obviously 
be avoided since they would permit the transformation to 


conceivable difference is in the thermal vibrations 
of the atoms. While the mechanism is not yet clear, 
the resistivity apparently is independent of the kind 
of atoms on adjacent lattice sites when the atoms 
are all in a state of high thermal vibration, but when 
the motion is diminished the resistivity is controlled 
to a greater extent by the ordering of the lattice 
The iider theory would explain these observations 
entirely on the basis of the temperature dependence 
of the degree of order, but the present X-ray dif- 
fraction work has shown that a fairly high degree of 
order can be retained at high temperatures up into 
the two-phase region of the phase diagram. The 
aging curves in fig. 9 certainly show that long times 
are required to establish order at the lower tem- 
peratures. This reflects much doubt on the signifi- 
cance of low temperature portions of heating and 
cooling curves when finite rates are used, a subject 
to be covered in more detail in a future publication 
by one of the authors 


Summary and Conclusions 


The mechanism and kinetics of ordering have been 
tudied by means of X-ray diffraction, microscopic 
examination, and measurements of hardness, elec- 
trical resistance and magnetic properties of three 
alloys which were aged isothermally at temperatures 
between 400° and 800°C 


At all reaction temperatures, ordering is a hetero- 
eneous reaction in which particles of the ordered 
phase nucleate and grow at the expense of the dis- 
ordered matrix. The particles are too small to re- 
olve microscopically when formed at the lower 
aging temperature but by using single-crystal 


X-ray techniques they are shown to be strained 
coherent platelets which are oriented parallel to 
110; planes of the parent matrix. Localized order- 
ing at grain boundaries and slip lines was identified 


microscopically. Twe econdar,, phenomena, self- 
leformation and recrystallization, accompany the 


eneral ordering reaction. These are alternate 


methods for removal of ordering strains, the forme: 


operating predominantly at high aging tempera- 
tures and the latter at lower temperatures. Their 
ec’ ition solve ome of the alleged anomalies in 
previously studied ordering alloys. They may also 
be identified in other reactions in metals and alloys 
The elf-deformation process in Co-Pt alloy Is 
manifested by the appearance of striations that are 
parallel to {111} matrix planes analogous to twin- 
ning. The type of sequence in the change of the 
Debye-Scherrer X-ray pattern is related to the 
prominence of these reactions as a function of tem- 
perature 

The chang nh propertre have been correlated 
with the structure. The initial increases in hardne 
and coercive force are attributed to the formation 
of a tine dispersion of strained particlk of the co- 
herent ordered phase. Subsequent softening is at- 
tributed to removal of the strains either by thermal 
ecovery, self-deformation, or recrystallization. The 
change in electrical resistivity depends not only on 
the degree of transformation and ds ee of long 
range ordet as governed by aging time and tempera- 
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ture but also on the temperature at which the 
measurements are made. Features of the mechanism 
and kinetics of ordering in Co-Pt are analogous to 
many of those of the precipitation process and it is 
proposed that the ordering reaction in other alloy 
systems be considered in terms of the same charac- 
teristic features found here. 
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N THE past year, Jaffee and Campbell‘ and Finlay 

and Snyder* reported on the mechanical proper- 
ties of titanium-base alloys, some of which were in 
the same ranges of composition as are covered in 
this paper. In this paper, evidence confirming that 
given by Finlay and Snyder on the effects of carbon, 
oxygen, and nitrogen on titanium will be presented; 
and, in addition, new data will be given on the 
effects of these elements on the flow properties and 
phase transformation of titanium. 


Materials and Preparation of Alloys 


The preparation and general properties of iodide 
titanium have been adequately described else- 
where.” * As-deposited iodide titanium rod, prepared 
at Battelle, of Vickers hardness less than 90 was 
employed as the base metal in the present work. 
This was the same material as that used by Finlay 
and Snyder.’ The probable analysis reported by them 
for standard quality metal holds here also: N 0.005 
pet, O 0.91 pet, C 0.03 pet, Fe <0.04 pet, Al <0.05 
pet, Si <0.03 pet, and Ti 99.85 pet. Carbon was added 
in the form of flake graphite supplied by the Joseph 
Dixon Crucible Co. Oxygen was added in the form 
of c.p. grade TiO. powder, produced by J. T. Baker 
Chemical Co. Nitrogen was added in Ti,N, powder, 
supplied by the Remington Arms Co. Individual 
ingots weighed 7 or 8 g. Carbon, oxygen, or nitrogen 
was added by placing the corresponding powder in 
a capsule made from as-deposited iodide titanium 
rods and melting the capsule with the balance of 
the charge. The charge was arc-melted with a tung- 
sten electrode on a water-cooled copper hearth 
under a partial vacuum of very pure argon (99.92 
pet minimum). 

Melting was practically contamination free. Vick- 
ers hardness increases of less than 10 points were 
normal for unalloyed iodide titanium control melts 
Nitrogen analyses of are-melted iodide titanium 
showed a nitrogen content of 0.005 pct, about the 
same as is present in the as-deposited rod. No tung- 
sten pickup was found in a melt of iodide titanium 
analyzed for tungsten. Weight losses in melting 
nitrogen-free alloys were very small and varied 
consistently from nil to 0.015 g (0 to 0.2 pet). This 
permitted the use of nominal composition for these 
alloys. Chemical analyses made for carbon, which can 
be analyzed conveniently by combustion methods, 
justified this procedure. Where nitrogen was added, 
considerable splattering took place. Here it was 
necessary to analyze for nitrogen by the Kjeldahl 
method 
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The ingots were hot rolled at 850°C to about 0.045 
in. thick. After hot rolling, the strips were descaled 
by mechanical grinding, and then given a cold re- 
duction of 5 to 10 pet to insure a uniform thickness 
throughout the length of the specimen. The edge 
strips and the tensile strips were annealed in a 
vacuum of 1x10°* mm Hg pressure for 3% hr at 
850°C and furnace cooled. 


Methods of Investigation 

Hardness Measurements: At least five Vickers 
hardness measurements were taken using a 10-kg 
load on each sample in the following conditions: (1) 
top and bottom of each ingot, (2) top and bottom 
surface of as-rolled and annealed sheet, and (3) on 
cross-section of annealed sheet and all quenched 
specimens 

Tensile Tests: Tensile tests were conducted on 
3aldwin-Southwark testing machines having load 
ranges of 600 or 2000 Ib. Tests were made on 1-in 
gauge-length specimens, 314-in. overall length, 
in. wide, 0.040 in. thick, with a reduced section 144 
in. long and 0.250 in. wide. Two SR-4, A-7 strain 
gauges, one mounted on each side of the specimen, 
were used to measure the strain over a limited range 
to determine the modulus of elasticity. After the 
modulus of elasticity readings had been taken, load 
vs. strain readings were taken, using only one strain 
gauge, at increments of 0.0001 in. until the yield 
points were passed and then at 9.001-in. increments 
to the limit of the strain-gauge indicator (0.02 in.) 
Strain readings above 0.02 in. per in. were taken 
every 0.01 in., using dividers to measure the strain 
between the l-in. gauge marks until the maximum 
load had been reached. Crosshead speed, when using 
the SR-4 gauges, was 0.005 in. per min, and, when 
using dividers, 0.01 in. per min 

Flow Curves: Flow curves were determined using 
the true stress-true strain data obtained during the 
tension test. The usefulness of this type of informa- 
tion has been dealt with very adequately elsewhere 
by L. P. Jackson,’ J. H. Hollomon,” and many others 
Flow curves of true stress vs. true strain could be 
converted to the more conventional cold-work curve 
of 0.2 pet offset yield strength vs. percentage of 
cold reduction by means of the transformation, 


l 
] 
working. Thus, the true strains corresponding to 
percentage reduction can be calculated, and the 0.2 
pet offset vield strengths scaled off the «—4 curve by 
taking the true stresses corresponding to the values 
of 4 0.002 strain 

Heat Treatment: For the transformation studies, 
the alloys were heat treated in a horizontal-tube 
furnace using a dried 99.92 pct argon atmosphere 
and quenched into water. Essentially no contamina- 
tion was found after several hours of heat treatment 
at temperatures up to 1050 C 


, Where R is the fraction reduction in cold 


Metallography: Specimens were prepared in the 
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All F Titani i Ni | 
oys of Titanium with Carbon, Oxygen, and Nitrogen : 
: by R. |. Jaffee, H. R. Ogden, and D. J. Maykutl 
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Fig. 1 ‘(upper left)—Iodide ti- 

in alpha field at 850°C. Equiaxed 

alpha grains (0.1l-mm_ diam). 
X100. 

Fig. 4 

Fig. 2 (upper center)—lodide ti- 

tanium, as annealed '> hr in beta 

field at 890°C and water quenched. 

Serrated transformed-beta struc- 


ture. X100. x 


isual way on metallos through 600X 
and lapped with diamond dust on a wool lap. Etch- 
done with 3 pet HNO, plus 1» pet HF in 


rapnic papel 

Ink Wa 

water 
Structure and Transformation Range 


Pitaniun lodide titanium fabricated by standard 
hot-rolling lures and finished with the stand- 
ard 3's hr vacuum anneal at 850°C show 


proce¢ 
h the equi- 
axed alpha grain structure illustrated in fig. 1 
Water quenching of unalloyed titanium from tem- 


peratures above the transformation point results in 
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Fig. 6—Transformation range of titanium carbon alloys. 


Fig. 3 (upper right)—Titanium- 

tanium, hot rolled and annealed 0.25 pet carbon alloy, annealed 

3'2 hr in the alpha field at 850°C. 
Equiaxed alpha grains. X100. 


(lower left)—Titanium- 


Fig. 5 (lower center)—Titanium- 
0.25 pet carbon alloy, held 30 min 
in the beta-titanium carbide field 
at 920°C and water quenched. 
Transformed beta with rounded 
islands of titanium carbide. X500. 


0.25 pet carbon alloy, held 30 min 

in the alpha-beta field at 900°C Fig. 1-6—Area reduced approximately 

and water quenched. Transformed 

beta surrounding equiaxed alpha. 
(100 


1 pet for reproduction 


a transformation structure of the type shown in fig 
2. This structure is characterized by large serrated 
Widmanstatten plates formed during cooling through 
the transformation 

Kxperiments done early in this work using the 
inverse-rate method of thermal analysis have shown 
the alpha-to-beta transformation temperature for 
iodide titanium to be 888°C, average for three de- 
terminations. This temperature is in good agree- 
ment with the value of 882°C reported by other in- 
vestigators 

Quenching experiments performed on iodide ti- 
tanium having an equiaxed alpha structure showed 
this structure to persist unchanged on quenching 
from temperatures up through 850°C. Heating to 
890 °C resulted in the transformation of the alpha 
modification to the beta form 

Ti-C Alloys: Five binary titanium-carbon alloys 
containing 0.125, 0.25, 0.50, 0.65, and 0.87 pet c. by 
chemical analysis, were studied. Examination of 
these alloys as annealed at 850°C showed carbon to 
be soluble in alpha titanium to at least 0.25 pct. Fig 
} illustrates the equiaxed, single-phase alpha struc- 
ture observed in these low-carbon-content alloys 
The addition of 0.5 pet C to titanium results in the 
formation of a second phase, titanium carbide. This 
second phase appears oriented in the rolling direc- 
tion and occurs in greater amounts in the alloys with 
increasing carbon content 

Examination of quenched alloys showed that car- 
bon raises the alpha-to-beta transformation tem- 
perature of titanium. A peritectoid reaction at tem- 
peratures between 900° and 920°C results in a lower 
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Fig. 7—Titanium- 
0.25 pet oxygen 
alloy, held ‘2 hr 

at 950°C and 
water 
quenched. 
Transformed- 
beta structure. 
X100. 


Area reduced 
approximately 


solubility of carbon in beta titanium. A transforma- 
tion diagram for titanium-carbon alloys is presented 


in fig. 6. Figs. 4 and 5 for a 0.25 pct carbon alloy 
quenched from the alpha-beta and the beta-carbide 
fields, respectively, illustrate the progress of the 
peritectoid reaction 

Alpha plus transformed beta structures were ob- 
served only in the 0.125 pet C and 0.25 pct carbon 
alloys as quenched from 900°C. All the alloys 
quenched from temperatures of 920°C, and above, 
showed rounded particles of titanium carbide dis- 
tributed uniformly in a matrix of the basket-weave 
type of transformation structure. The data indicate 
a very low-carbon solubility in beta titanium, esti- 
mated to be less than 0.1 pet C. The quantity of 
titanium carbide phase present in those alloys 
quenched from 920°C, and above, increases with 
increasing carbon content. Raising the quenching 
temperature above 920 C does not appear to affect 
the quantity of the carbide phase, indicating that 
the solubility of carbon in beta titanium does not 
change appreciably 

The presence of more of the carbide phase in the 
annealed alpha-carbide alloys, as compared with 
these same alloys quenched from 900°C, indicates 
that the solubility of carbon alpha titanium in- 
creases with increasing temperatures and reaches a 
maximum at the peritectoid temperature 

Ti-O Alloy Five binary alloys 
containing nominally 0.125, 0.25, 0.50, 0.75, and 1.00 
wt pet O were studied erate of these alloys 
as annealed at 850 C showed oxygen to be soluble 
in alpha titanium at these compositions 

Examination of the microstructures of quenched 
alloys showed that oxygen additions result in ex- 
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Fig. 8—Transformation range of titanium-oxygen 
alloys. 
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tending upward both the alpha and the beta solvus 
lines. The transformation phase diagram for ti- 
tanium-oxygen is shown in fig. 8. Fig. 7 shows rep- 
resentative structure for titanium-oxygen alloys as 
quenched from the beta region. The beta transforma- 
tion structure for binary titanium-oxygen alloys is 
seen to be basket-weave rather than the serrated- 
plate Widmanstatten structure characteristic of beta- 
quenched iodide titanium 

Ti-N Alloys: Five titanium-nitrogen alloys con- 
taining 0.09, 0.16, 0.21, 0.48, and 0.72 wt pet N were 
studied. Examination of these alloys as annealed at 
850°C showed nitrogen to be completely soluble in 
the alpha-titanium phase. 

Microscopic examination of quenched titanium- 
nitrogen alloys showed that nitrogen additions to 
titanium extend upward both the alpha and beta 
solvus lines. This is shown in the transformation 
diagram in fig. 9. Nitrogen appears more effective 
than oxygen in raising the beta solvus line. The beta 
transformation structures are of the acicular basket- 
weave type, as in the titanium-oxygen alloys 


Mechanical Properties 
Unalloyed Titanium: Average mechanical prop- 
erties of nine separate specimens of annealed un- 
alloyed titanium are shown in table I, together with 
the average properties found by Finlay and Snyder 
for similar material with a fine-grained alpha struc- 
ture. Agreement between the two averages is fair, 


Table I. Average Mechanical Properties of Nine 
Annealed Unalloyed Titanium Specimens 


Finlay 
Present and 

Properties Work Snyder® 
Proportional limit, ps 11,000 
0.1 pet offset yield, ps 23,200 
0.2 pet offset yield, ps 27,000 21,400 
Ultimate strength, psi 43,200 46,000 
Elongation, pet 40 (1 in.) 1% in 
Reduction in area, pet 61 
Vickers hardness 105 (10 kg) 103 (5 kg) 


the principal difference appearing in the values for 
0.2 pet offset yield. Of the nine snecimens tested, 
four had equiaxed alpha grains of 0.1-mm avg. diam; 
one had a finer grained alpha structure; and four 
had a plate-like Widmanstitten alpha structure. 
There were no significant differences in the mechani- 
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Fig. 9—Transformation range of titanium-nitrogen 
alloys. 
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Fig. 10—Mechanical properties of titanium-carbon 
alloys, annealed at 850°C. Also shown are data of 
Finlay and Snyder. 
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cal properties of these specimens. Also, there were 
no differences between surface and cross-sectional 
hardness of sheet titanium in any condition. These 
facts, coupled with the fact that titanium does not 
change in hardness on quenching through its trans- 
formation, indicate that the mechanical properties 
of high-purity unalloyed titanium are relatively in- 
sensitive to structure 

Binary Alloys: The mechanical properties of ti- 
tanium-carbon alloys up to about 0.9 pet C are 
hown in fig. 10. Strength increases almost linearly 
up to 0.25 pet C, about the limit of solid solubility, 
and then levels off in the range where carbides are 
present. Ductility decreases as strength increases 
The major drop in elongation occurs at 0.25 pct C, 
while the reduction in area drops most rapidly at 
0.65 pet C. The level of ductility remains relatively 
high throughout. Surface hardness of alpha-titanium 
alloys is generally higher than cross-section hard- 


ne because of the preferred orientation of the 
hexagonal basal planes parallel to the surface. The 
difference between surface and cross-section hard- 
ne increases from 0 to 20 Vickers points as the 


carbon content increases to above 0.2 pet 
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Fig. 11—Mechanical properties of titanium-oxygen 
alloys, annealed at 850°C. Also shown are data of 
Finlay and Snyder. 
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The mechanical properties of the binary titanium- 
oxygen alloys are given in fig. 11. The strength and 
hardness of titanium are increased with oxygen con- 
tent up to 0.75 pet. The ductile range of binary ti- 
tanium-oxygen alloys may be placed at up to 0.75 
pet O, with the range of good ductility, above 20 pct 
elongation, located at up to 0.5 pct O. The difference 
between surface and cross-section hardness of rolled 
and annealed binary titanium-oxygen alloys is much 
more pronounced than that exhibited in binary 
titanium-carbon alloys. The hardness differential 
increases with increasing oxygen content up to a 
maximum of 50 Vickers points at about 0.75 pet O. 
Above 0.75 pet O, the hardness differential remains 
constant 

The mechanical properties of titanium-nitrogen 
alloys are given in fig. 12. Nitrogen has a more po- 
tent effect on the strength and hardness of titanium 
than oxygen. The ductile range is much more re- 
stricted, however, and is estimated from these data 
to be between 0.2 and 0.5 pct N. Nitrogen causes a 
sharp decrease in ductility values. The decrease of 
strength with increase in hardness of alloys with 
nitrogen contents of 0.5 pet, and above, is indicative 
of the brittleness induced by excessive nitrogen. The 
difference between surface and cross-section hard- 
ness reaches a maximum of about 50 Vickers points 
at 0.4 pet N and remains constant at higher nitrogen 
contents. 

Ternary Alloys: To permit evaluation of ternary 
effects, several ternary alloys with oxygen, nitrogen, 
and carbon were made. Vickers hardnesses of these 
alloys in the 850°C annealed condition are shown 
in fig. 13. For ternary alloys containing carbon, the 
conclusion appears justified that their hardness is 
additive from the binary hardening effects of the 
constituents. This follows from the parallel nature 
of the hardness curves for ternary alloys containing 
carbon. The data for ternary alloys containing oxy- 
gen and nitrogen do not appear to follow any rule 
Hence, no conclusion may be made as to whether 
ternary effects in Ti-O-N alloys are additive or not 

Correlations: Comparison of the effects of the 
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Table Il. Modulus of Elasticity Values for Titanium 


Alloys 


Modulus of Elasticity, 10° psi 


Composi- Tuckerman SR-4 
tion, Pet Extenso- Strain 
(Balance meter Gauge Aver- 
TD Method Method age 
100 Ti 15.8 15.9 15.8 
020 15.2 15.5 15.3* 
0O.1N 15.6 16.0 15.8 
0O2N 15.5 16.2 15.8 
0.125 C 15.8 16.0 15.9 
0.25C 16.5 16.1 16.3 


three alloying additions on the mechanical proper- 
ties of titanium indicates that nitrogen has the 
greatest strengthening and hardening effect, oxygen 
next, and carbon least. The reverse generally holds 
true for ductility, although, at about 0.5 pct alloy 
content, the elongation of Ti-C and Ti-O alloys is 
about the same. Up to about 1 pct alloy content, 
carbon-containing alloys show no signs of becoming 
brittle. At about 0.75 pet O, the Ti-O alloys became 
brittle. For Ti-N alloys, brittleness sets in somewhere 
between 0.2 pct and 0.5 pct, with the actual value 
probably lying closer to 0.5 pet N 

Hardness vs. ultimate strength correlation data, 
shown in fig. 14, fit a straight line. The equation of 
the line, ultimate tensile strength equals 400 Vickers 
hardness number, is useful in estimating strengths 
of annealed alloys from hardness data. This factor 
is much less than the 500 Vickers hardness number 
conversion used for steels in estimating ultimate 
strength from hardness. 

Comparison of this work with that of Finlay and 
Snyder’ is given in figs. 10, 11, and 12. The results 
for titanium-oxygen alloys are in remarkably good 
agreement. Strengths and hardness curves for ti- 
tanium-nitrogen alloys also are in very good agree- 
ment, but the elongation values found in the present 
work are lower than those of Finlay and Snyder by 
an amount greater than might be expected for the 
difference in gauge length in the specimens used in 
the two investigations. A real divergence in results 
is found for titanium-carbon alloys. The present 
work shows the initial rate of strengthening and 
hardening by carbon is much greater than that found 
by Finlay and Snyder. This initial greater rate then 
levels off, so that the two sets of curves would be 
expected to coincide or merge at about 0.75 pct C 
It is suggested that the reason for the divergence 
lies in the relative amounts of carbon in solution in 
the alpha titanium phase. In the present work, the 
alloys were annealed 3% hr at 850°C, and micro- 
scopic evidence showed that at least 0.25 pct C was 
in solution. Finlay and Snyder, after cold rolling 
their alloys, annealed them for 1 hr at 700°C. It is 
known from private communication with these in- 
vestigators that their alloys, for a given carbon con- 
tent, contained more carbide than did the alloys in 


Table UI. Flow-equation Constants, A and n, for 
for Titanium Alloys 


Strain Strain at 

Coefti- Strain Maximam 
Alley Compo- cient, Exponent, Load, . 
Ne. sition A, psi n In. per In 
B66 100 Ti 84.000 0.25 0320 
B43 0.125 C 85.000 0.15 0.21 
B44 0.25 C 112,000 0.15 0.16 
B45 112,000 0.13 11 
B46 0.65 C 122,000 0.15 0.12 
B47 0.87 € 116.000 0.14 0.13 
B67 0.1250 104.000 0.12 0.12 
B68 0.250 1,000 013 0.12 
B69 050 170,000 0.14 0.13 
B38 0.092 N 119,900 011 0.11 
B39 0.1623 N 116.000 0.08 0.07 
B40 0.206 N 143,000 0.10 0.11 


the present investigation. This follows from the 
diminishing solubility of carbon with decreasing 
temperature. Solid-solution strengthening would be 
expected to be less for the 700°C annealed alloys 
than for the 850°C annealed alloys. Similarly, the 
alloys reported by Finlay and Snyder would not be 
expected to level off in properties so sharply as the 
present alloys but would tend to increase in strength 
and hardness at a moderate rate as more carbide 
appeared in the structure 

Modulus of Elasticity: A difference of over 1,000,- 
000 psi in modulus of elasticity has been reported 
between high-purity iodide titanium (14—15.5x10' 
psi) and magnesium-reduced titanium (16—16.5x10 
psi), which has been attributed to the effect of the 
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Fig. 13—Effect of ternary combinations of carbon, 
oxygen, and nitregen on the hardness of titanium. 
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Vickers Hordness (Cross Section) 
Fig. 14—Correlation of Vickers hardness and ulti- 
mate strength of annealed alloys. 


contaminants, oxygen, nitrogen, and carbon. In this 
investigation, it has been found that high-purity 
titanium has a modulus of almost 16x10" psi, and 
individually none of these three elements causes a 
marked increase in modulus of elasticity. Both the 
Tuckerman extensometer and electrical strain gauge 
methods were used for these determinations, which 
are given in table II. Of the three additives, carbon 
causes a slight increase and oxygen a slight decrease 
in the modulus value 
Flow Properties 

Flow curves of true stress vs. true strain, plotted 
on a log-log scale, for Ti-C, Ti-O, and Ti-N alloys 
are composed of two straight lines, the intersection 
of which occurs at strains in the range of 0.01 to 0.1 
in. per in. The initial slope of the flow curve for ti- 
tanium is 0.12; at a strain of 0.11 in. per in., the 
slope changes to 0.25. For Ti-C alloys, the initial 
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slope is about 0.09, and for Ti-O and Ti-N alloys 
the initial slope is about 0.06. Changes in slope for 
the alloys, in general, occurred at about 0.02 in. per 
in. strain. Table III lists the flow-curve constants 
found for the titanium alloys in this work. Also in- 
cluded in table III are values of the true strain at 
maximum load, 6,. This maximum uniform strain. 

, Should equal the value of the strain exponent, n, 
in Cases where the flow equation applies.’ The experi- 
mental agreement between the two is seen to be 
fairly good. The n values decrease as alloy content 
increases. The relative order of decrease is in line 
with the decrease of other ductility parameters 
carbon least, oxygen next, and nitrogen greatest 
The A values, which give an estimate of strengthen- 
ing, increase with alloy content, and are in the op- 
posite order: nitrogen greatest increase and carbon 
least 

Hollomon’ has correlated strain exponent, n, with 
yield strength at a strain of 0.01 for steels and found 
that steels with the same carbon content fit the equa- 

K 
(ao) 0.94 


carbon content. Fig 


tion, n The constant, K, varied with 


15 shows the n vs correla- 
tion for titanium alloys. The points are very scat- 
tered, but, in general, show a downward trend. The 


mae | 7 


>. 
5 
for O20CSteeis Fig. 15—Correla- 
— tion of yield 
NI] and strain 
| 
| 
Stress of OO! Strain, 1000 PS 1 
n-8 correlation found for low-carbon steel by 


Hollomon® is also shown in fig. 15 for comparison 
The titanium alloys appear to be pretty well scat- 
tered around the line for low-carbon steel. This 
would indicate that the flow properties of the ti- 
tanium alloys are of the same order of magnitude 
as those of low-carbon steel 

One of the useful things that can be done with 
flow curves is to convert them to curves of yield 
trength \ cold reduction. Fig. 16 shows these 
curves for the Ti-C, Ti-O, and Ti-N alloys. The dis- 
continuity shown in the curve for unalloved tita- 
nium arises from the marked change in slope found 
in the true stress-strain curve. For each of the 
alloy the change in slope of the true tress-strain 
curve Is not very pronounced and occurs at low 
values of strain. Consequently, the discontinuities 
are not as apparent in the yield strength-cold work 
curves for the Ti-C, Ti-O, and Ti-N alloys 


Summary 
l The solubility of carbon in alpha titanium is 
limited. In its range of solubility, it extends the 
alpha and beta solvus lines upward from 885°C up 
to 910°C, where a peritectic reaction takes place 


between alpha of about 0.4 to 0.5 pet C and beta of 


less than 0.1 pet C, forming titanium carbide. The 
olubility of carbon in alpha phase appears to be a 
maximum at the peritectic temperature and to de- 
crease at lower temperature joth oxygen and 


nitrogen extend upward the alpha and beta solvu 


lines. The solubility of nitrogen in beta at anv given 
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Fig. 16—Yield strength-cold work curves for titanium 
alloys calculated from flow curves. 


temperature appears to be considerably less than 
that of oxygen. 

2. Mechanical properties determined on binary 
Ti-C, Ti-O, and Ti-N alloys, in their ductile ranges, 
indicate that the strengthening effect of nitrogen is 
greatest and that of carbon is least. Ductility in- 
dexes generally were in reverse order. Carbon alloys, 
in the alpha-carbide region, showed a leveling off 
in strength properties. Ternary alloys in the Ti-C-O 
and Ti-C-N systems appeared to have hardnesses 
additive from the hardening effects of the respec- 
tive binary alloys. Data for ternary Ti-O-N alloys 
were not self consistent. 

3. Flow curves were determined for three sets 
of binary alloys. Plotted in a log-log scale, they 
were composed of two straight lines, intersecting at 
strains in the range of 0.01 to 0.1 in. per in. The 
latter part of each flow curve was fitted to the flow 
equation, o Aé". As alloy content increased, n 
decreased, nitrogen causing the greatest decrease. 
and carbon the least decrease. In general, the A 
values increased with alloy content, nitrogen causing 
the greatest increase and carbon the least. Cold 
work-yield strength curves were calculated from 
the flow curves 
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UCH attention has been directed to the effects 

of grain size upon the properties of alloys, but 
there has been scant study either of the conditions 
that determine the pattern and dimensions of den- 
drites in metal systems, or of the influence of thei: 
shape and size upon the overall properties of cast- 
ings. The aim of the research that is about to be 
described has been to investigate the effect of vari- 
ous factors upon the mode of formation of dendrites 
in alloys by measurements of the distance between 
adjacent dendrite arms (dendrite spacing) 

Early investigators, including Grignon’ and 
Tschernoff,, showed that a metal dendrite is com- 
posed of a tree-like system of stalks and branches 
arranged in a simple geometrical pattern. North- 
cott and Thomas’ demonstrated that, in the face- 
centered cubic solid solutions of copper-base, these 
stalks and side arms all le in (100) directions in 
the crystal. Several investigators, including Sauveur 
and Chou," Sauveur and Reed,’ and Martin and Mar- 
tin” have reported that the addition to steel of alloy- 
ing elements, such as nickel, chromium, and 
molybdenum, not only makes the dendrites easier 
to reveal by etching, but makes them coarser. The 
latter authors’ proposed that the coarsening of the 
dendrites is roughly proportional to the increase in 
the temperature range of freezing, caused by adding 
the alloying elements. Sauveur and Chou" showed, 
in addition, that the dendrites are coarsened by a 
decreased rate of cooling of the casting 


Measurement of Dendrite Arm Spacing 


Among the physical conditions that could be ex- 
pected to have an influence upon the dendrite arm 
spacing, that appears in a cast metal, are: composi- 
tion, rate of freezing, crystal structure, and type of 
constitution. The relationships obtaining between 
these variables and the dendrite dimensions have 
been examined, in the present research, by measur- 
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ing the arm spacing in a wide variety of alloys, 
listed in tables II through VI. Alloy compositions 
are recorded in the tables by showing the symbol 
of the major metal followed by the percentage and 
symbol of the alloying agent; thus, “Al-10Ag” is an 
aluminum-base alloy containing 10 pct of silver. 
Although none of the alloys were analyzed, an im- 
pression of their degree of purity may be obtained 
from that of their component metals given in table I 


Table L. Degree of Purity of Metals 


Metal Grade Major Metal, Pet 
Al 7A 99.98 
Ag Electrolytic 99.9 
Cu O.F H.C 99.93 
21 Electrolytic 99.99 
Meg Distilied 99.99 
Si Technical 97 
Sb Star band 99.6 
As Lump 99.5 
Pb Electrolytic 99 99 
Refined 99.9 
Sr Chempur 99 98 
Cd Electrolytic 99.9 
Ni Electrolytic 99.9 
High purit 
Te Lump 997 


Five hundred grams of each alloy was made by 
melting in small clay-graphite crucibles in an elec- 
tric muffle furnace. After alloying the temperature 
was adjusted to 50° to 75 C above the liquidus and 
the melts were poured into cast iron molds, at room 
temperature, the molds having a wall thickness of 
1 in. and a cavity 1% in. sq in cross-section. Each 
ingot, thus cast, was sectioned at mid-height and 
the sectioned surface was polished and etched for 
metallographic examination. Dendrite spacing meas- 
urements were made at three positions, namely, ad- 
jacent to the mold wall, midway between the wall 
and the center of the ingot, and at the center (desig- 
nated e, m, and ¢ respectively, in the tables). A 
typical series of microstructures is presented in fig 
1. For each measurement, the average was taken 
of the dendrite spacing of several grains covering a 
zone about 2 mm wide. Only those grains which had 
a major dendrite axis nearly in the plane of polish 
were selected in order to eliminate corrections for 
orientation differences from grain to grain 

Although the dendrite spacings were measured to 
the nearest thousandth of a millimeter, the values 
listed in the tables are thought to be significant only 
to the nearest hundredth of a millimeter. The larg- 
est difference in readings found, when various ob- 
servers rated the same specimens, was 0.012 mm; 
the largest difference between corresponding meas- 
urements upon duplicate specimens was 0.027 mm 
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Fig. 1—Typical dendritic structure at three positions in an ingot of Cu-6Si; position (e) next to mold 
wall; position (m) midway between wall and center; position (c) at center of ingot. 


Among the factors that limit the precision of the tion of grains that are suitably oriented for dendrite 


measurement are the following spacing Measurements 

2. It is often observed that there are, along the 
main stalk of a dendrite, many stunted side arms; 
the fully developed arms usually occur at fairly 
regular intervals, with from 2 to 10 underdeveloped 
arms between. In order to make the measurements 
consistent, only the fully developed arms, which 
establish the “rhythm” of the spacing, were con- 


l here is an element of judgment, and conse- 


quently a source of experimental error, in the selec- 


Table Ul. Dendrite Arm Spacing in Aluminum Alloys 


Nominal Temp Ceol Dendrite Spacing one I ‘d 
Composition ‘ sidered. There were some er-line cases where 
it again became a matter of judgment whether to 
include or exclude certain partially developed arms 
6t , 3. Where the grain size was not large, in com- 
\ OA , 185 208 parison with the dendrite spacing, it became impos- 
is sible to obtain significant measurements. In all 
: : alas cases where this relationship was very unfavorable, 
\ i 700 25 1st 
\ 10 Cu 0% 16 170 180 the readings have been omitted from the tables 
= There remain some border-line cases, however, 
0.9 12 where the precision of the measurement may have 
been impaired by this factor 
20 4. Occasionally, near the centers of some ingots 
\ Ss 67 é wit 250 i33 it was found that two prominent spacings occurred 
in the same grain. In such cases the larger spacing 
has been reported 
‘ 04 7 400 as been reportec 
‘ 09 4 7 


Influence of Composition, Crystal Structure and 
Constitution Upon the Dendrite Spacing 


Table UL, Dendrite Arm Spacing in Copper Alloys 


The dendrite spacing measurements at position 
Pouring Grain Size (mm) (m), as reported in tables II to VI, are summarized 


— with respect to composition in figs. 2 to 6, inclusive 
Although the results appear somewhat erratic, there 
are important trends that are shown clearly: 

1. The dendrite arm spacing always increases 
; 4 1 12e 145 16¢ with increas ng concentration of the solute element 
3 18 In most cases the spacing was found to increase 


Table IV. Dendrite Arm Spacing in Magnesium Alloys 


Pouring Dendrite Spacing 
Temp. °¢ in 


Nominal 
Composition 
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Table V. Dendrite Arm Spacing in Antimony Alloys 


Pouring 

Nominal Temp, 
Composition °c 
Sb 5 As 675 
Sb 10 As 665 
Sb 10 Bi 660 
Sb 20 Bi 645 
Sb 30 Bi 620 
Sb 40 Bi 600 
Sb 50 Bi 975 
Sb 60 Bi 540 
Sb 70 Bi 500 
Sb 80 Bi 460 
Sb 90 Bi 400 
Sb 5 Sr 670 
Sb 10 Sn 660 
Sb 15 Sn 630 
Sb 20 Sn 600 
Sb 2Te 675 
Sb 5 Te 670 
Sb 10 Te 650 
Sb Zn 650 
Sb 10 Zn 620 
Sb 15 Zn 580 
Table VI. 

Pouring 

Nominal Temp, 
Composition °c 
Ag Cu 960 
Ag 10 Cu 940 
Ag 20 Cu 890 
Zn 2 Ag 470 
Zr 480 
Zr 5 Ag 550 
Cd 355 
Cd 5 Zn 350 
Cd 10 Zn 330 
Pb 
Pb 
Pb 
S: 
Sr 
Sr 


Grain Size (mm) 


Col- 


Equi- 
axed 


Alloys 


Grain Size (mm) 
Cel- 
umnar 


Equi- 
axed 


Dendrite Spacing 


in minx 


Dendrite Arm Spacing in Some Miscellaneous 


Dendrite Spacing 


in mmxlo 


m 


100 
Mg ic 20 30 


Weignt % Addition 


. 2 (upper left) —Dendrite spacing vs. alloy 
concentration in Al-base alloys. 


Fig. 3 (lower left) —Dendrite spacing vs. alloy 
concentration in Cu-base alloys. 
4 (upper right)—Dendrite spacing vs. alloy 
concentration in Mg-base alloys. 


Fig. 


throughout the range of composition that was 
studied, but in isomorphous series, such as that of 
the Sb-Bi system, fig. 5, a maximum spacing was 
found near the mid composition. A similar maxi- 
mum appears in the Al-Zn system, fig. 2, which has 
a very broad range of solid solution alloys 

2. There is a tendency for the dendrites to be 
coarser when the crystal structure of the dominant 
metal is of a more complex (less densely packed) 
type. Thus, the curves in figs. 2, 3, and 4 (cubic and 
hexagonal metals), if extrapolated to the composi- 
tion of the pure base metal, would cluster about a 
dendrite spacing of about 100x10° mm, or a little 
while the curves for rhombohedral Sb and 
5 and 6, would extrapolate to 
dendrite spacings at the pure 


smaller 
tetragonal Sn, figs 
somewhat larger 
metal composition 

Beyond this, there appear to be no clear associa- 
tions between the dendrite spacing and the crystal 
structure and constitution. The possibility of a 
connection between the temperature range of freez- 
ing and the dendrite spacing, such as was proposed 
by Martin and Martin,” has been explored carefully; 
while there is a somewhat indirect association of 
these two factors that will be discussed presently, 
in connection with deviations from regular behavior, 
it can be said, quite definitely, that there is no 
direct relationship between freezing range and 
dendrite spacing. Also, the intrusion of a second 
solid phase, such as is encountered in the richer 
alloys of eutectic and peritectic types, seems to be 
without influence upon the dendrite dimensions 
This may be presumed to be because the establish- 
ment of the dendrite pattern precedes the crystal- 
lization of the low melting phases. 


Influence of Rate of Growth Upon the Dendrite 
Spacing 

In order to explore the possible effect of rate of 
growth upon the dendrite spacing, measurements 
were made at three depths below the ingot surface 
in each of the samples examined, it being known 
that the velocity of freezing would diminish with 
distance from the mold wall. Results from two 
typical alloy series are shown in figs. 7 and 8. From 
these it is apparent that the spacing increases with 
depth below the ingot surface, i.e. with the decelera- 
tion of growth. 
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It will be noted that a linear relationship between 
dendrite spacing and depth beneath the ingot sur- 
face is indicated in figs. 7 and 8. To be sure, there 
are both positive and negative deviations from 
linear behavior among the curves presented, and 
this condition is borne out by the balance of the 
readings listed in tables II to VI; but the frequency 
of the occurrence of a linear relationship is sug- 
gestive of the existence of a principle. It suggests 
that the spacing may be inversely proportional to 
the rate of freezing, because the inverse of the freez- 
ing velocity is also a linear function of the depth 
frozen. The latter relationship can be derived from 
the experimental fact’ that the depth frozen (D) is 
proportional to the square root of time (t); that is: 


D~t 
and since the velocity of freezing (V) is 
dD 
dt 


the reciprocal of the velocity will be proportional 


to the depth frozen 
l 


~ D. 


Reasons for the observed departures from the linear 
relationship will be considered presently 

To obtain more accurate freezing rate measure- 
ments, an additional study was undertaken, using 
the well-established method of casting a series of 
ingots and upsetting the molds to ascertain the 
thickness of the shell of solidified metal after vari- 
ous intervals of time. An aluminum alloy (17S) 
and a 6x6 in. sq mold, 12 in. deep, were used. If 
the thickness of the solidified shell is plotted as a 
function of the times of freezing and a smooth curve 
is drawn through the points, fig. 9, the instantaneous 
rate of freezing can be determined, for any position 
in the ingot, from the slope of the curve at the same 
distance from the mold wall. The results of such a 
determination are presented in table VII (col. 3), 
where the inverse rate is expressed in terms of the 
number of seconds per inch of growth 

Observed measurements of the dendrite spacings 
in several positions in the large ingots are shown in 
table VII (col. 4). These readings are to be com- 
pared with those in col. 5, which were computed 
by making the between the first dendrite 
spacing in each group and each succeeding reading 
the same as the ratio between the first rate-of- 
growth measurement in each group (col. 3) and each 
succeeding reading. The correspondence between the 
observed and “calculated” dendrite spacings is taken 
as confirmation of the principle that the dendrite 


ratio 


spacing is inversely proportional to the rate of crys- 
tal growth. It may be noted that a given freezing 
velocity corresponds to somewhat different spacing 
values, where the degree of superheating, prior to 
pouring, is different, table VII; here it is to be ex- 
pected that the correspondence between the meas- 
ured freezing rate and the true rate will vary with 
the degree of superheating, because of the difference 
in the temperature gradient that would be estab- 
lished thereby 
Deviation from 
7 and 8 can now be explained 


in plots such as those 
in figs The finding, 
at the center of the ingot, of a dendrite spacing that 
is clearly to be associated 


linearity 


is smaller than expected 
with a final acceleration of the freezing rate, owing 
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Fig. 5—Dendrite spacing vs. alloy concentration in 
Sb-base alloys. 
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Fig. 6—Dendrite spacing vs. alloy concentration in 
some miscellaneous alloy series. 


to the rapid decrease in the ratio of the freezing 
area to the area of the external surface of the ingot 
through which heat is flowing. This effect is appar- 
ent in the curves of fig. 9 which turn sharply up- 
ward at the end, corresponding to the center of the 
ingot. Such behavior is most pronounced in systems 
having a relatively short freezing range (fig. 8). 
Where the freezing range is relatively long, the 
depth in the ingot over which crystallization is 
occurring simultaneously becomes significant. The 
liberation of heat of crystallization in a zone behind 
the front of growth of the dendrite tips would be 
expected to have a retarding influence upon the rate 
of advance of this front; and this would lead to a 
coarsening of the dendrite spacing, above that 
anticipated, which becomes progressively greater as 
the center of the ingot is approached. An example 
of this kind of behavior is presented in fig. 7, where 


Table VU. Rate of Freezing vs. Dendrite Spacing in 
Large Ingots of 178 Aluminum Alloy 


Length 
Rate of Dendrite Spacing of Col- 
Pouring Inches Growth in mmxto umnar 
Temp from in See Ob- Caleu- Zone 
‘ Surface per in served lated in In. 
800 0.25 44 418 
100 0.75 48 455 456 
B00 1.25 4 513 0.85 
900 1.25 38 
900 0.75 44 178 
200 1.00 +6 407 403 
900 1.75 908 145 
1.000 0.25 41 2903 294° 
000 0.75 363 173 
oo 7 400 401 
1.000 2.00 64 475 459 1.75 
*Note This ue arbitrarily taken the same as that in col 4 ir 
solving for the others of the same group 


Note: Insufficient data for an accurate reading; may be in error 
as much as 10 sec per in 
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Fig. 8—Dendrite spacing vs. position in the ingot 

(see fig. 7) for Cu-Ni alloys. Curves identified by 
the percentage of Ni. 


Cu-Sn alloys, having a long freezing range, are seen 
to exhibit deviations toward larger dendrite spacing 
The behavior, in this respect, of each of the alloys 
studied, can be seen by comparing the spacings in 
columns e, m, and ce of tables II to VI. 


Grain Size and Dendrite Spacing 


There is no apparent relationship between the 
grain size and the dendrite spacing in a casting 
This can be seen by comparing the grain size meas- 
urements with the dendrite spacings recorded in 
tables II to VI. Where “columnar grain size” is 
reported, the figure refers to the width, not the 
length, of the grain. Perhaps a more striking dem- 
onstration is to be had by comparing cols. 4 and 
6 of table VII. It can be seen here that individual 
columnar grains in the aluminum ingots generally 
extend across several zones in which dendrite spac- 
ings were read and different readings were obtained 
in each position. In other words, the dendrite spac- 
ing can, and does, vary significantly within a single 
grain. Moreover, the increase in the columnar grain 
length, as the casting temperature is raised, is not 
associated with a corresponding increase in dendrite 
spacing. 

Since the dendrite dimensions of a given alloy are 
determined by the rate of freezing alone, and since 
it is known that the cast grain size is determined 
cooperatively by the rate of crystal growth and by 
the rate of nucleation of crystals, it is apparent that 
the grain size and dendrite spacing of a casting can, 
within limits, be controlled independently 


Mechanism of Dendrite Growth 


The most stable form of a crystal, in equilibrium 
with its melt, is thought to be idiomorphic, i.e., 
bounded by plane facets. When crystals grow very 
slowly from a melt, or in a saturated liquid solution, 


they are characteristically idiomorphic. It is only 
when crystallization proceeds rapidly that dendritic 
growth is encountered. Vogel,’ among others, has 
demonstrated this relationship between crystal form 
and rate of growth, in this instance for the freezing 
of FeSb,. Thus, it is clear that the occurrence of 
dendrites is to be associated with a significant dis- 
turbance of equilibrium conditions during crystal- 
lization. 

It was pointed out by Lehmann” that a crystal 
growing in a water solution impoverishes the solu- 
tion with respect to the crystallizing elements in its 
immediate neighborhood. Since the corners of the 
crystal have a relatively larger volume of solution 
to draw upon, than do the facets, the impoverish- 
ment is less pronounced next to the corners, as has 
been demonstrated by Berg," and this condition 
favors more rapid deposition of matter upon the 
sharp angles of the crystal. This has been called the 
“point effect of diffusion.” If growth is rapid, so 
that there is insufficient time for the crystal te main- 
tain its equilibrium shape through the transfer of 
matter from the corners to positions along the 
facets,” then protruberances will appear at the 
corners. These constitute the beginning of dendritic 
growth 

While the crystal is yet small, the growth advan- 
tage of the corners is, slight, because the distances 
concerned are so small that diffusion in the liquid 
phase can maintain a nearly uniform concentration 
all around the crystal and the idiomorphic shape is 
maintained. With increasing size, however, the ad- 
vantage of the corners increases, until, at some 
critical size, the crystal corners begin to grow pref- 
erentially. The faster the rate of growth the greater 
will be this advantage and the smaller will be the 
critical size at which dendrite arms begin to form. 

In applying this argument to the freezing of 
metals, it is evident that there will be a marked 
disturbance of the thermal equilibrium, because the 
release of the latent heat of crystallization is known 
to be sufficient to arrest natural cooling until the 
entire mass of metal is solid. Thermal gradients will 
be superimposed upon concentration gradients dur- 
ing the freezing of alloys. With pure metals, where 
concentration gradients are impossible, there can 
still be thermal gradients present during freezing 
The occurrence of dendritic crystallization in pure 
metals, then, gives rise to the proposal* that the 
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Fig. 9—Rate of freezing of 17S aluminum 6x6 in. 
ingots cast at three temperatures. 
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Fig. 10—Schematic representation of the modes of 
crystal growth at three rates increasing from left 
to right with growth proceeding from top to bottom. 


dendritic modification of crystal growth can be in- 
duced as well by thermal as by concentration fluctu- 
ation. Because the diffusion of heat and the diffusion 
of matter obey similar rate laws, it follows that 
these two factors should support each other in their 
influence upon the crystallization of alloys 

The extensive studies of Papapetrou” upon the 
crystallization of nonmetallic substances led him to 
the conclusion that, at moderate rates of growth, the 
corners which begin to develop preferentially do 
not continue to grow as rods but grow into other 
crystals of the same size and shape and physically 
continuous with the one from which they originated. 
his process is continued and results in a series of 
idiomorphic crystals connected at their corners, thus 
producing the primary stalk of a dendrite system. 

It is evident, then, that the number and direction 
of the stalks of the dendrite system: must depend 
upon the number and location of the corners on the 
idiomorph, which in turn are determined by the 
intersections of its facets. If the equilibrium form 
of the crystal is known, the symmetry of the den- 
drite becomes apparent. According to the law of 
jravais, the planes of closest atom packing in a 
crystal should appear as principal facets upon the 
idiomorph. A face-centered cubic metal, upon this 


basis, should crystallize in the form of octahedra 
with six corners coinciding with the cube directions 
n the crystal Accordingly, a face-centered cubic 
dendrite should have x main stalks lving in three 
mutually perpendicular directions. This corresponds 
with Northcott and Thomas” observations on den- 
drites in copper-base alloy The analysis becomes 


complicated in its application to some types of crys- 


tal and there are cas where alternate arrange- 
ments are encountered 

The mechanism described so far does not account 
for the regular development of secondary arms upon 
the primary stalks of the dendrite, nor for the de- 
velopment, upon these, of tertiary arms. Lehmann 
and Vogel, as well as Papapetrou, assume that con- 


centration or temperature fluctuations are present in 


the liquid into which the primary arm is growing, 


or that these fluctuations occur as a consequence of 
the discontinuity of growth, and that these fluctua- 
tions, or “waves,” lead to the formation of side arms. 
This view stems from the theory of Liesegang rings, 
which are thought to occur as a result of concentra- 
tion fluctuations established by a spasmodic precipi- 
tation from a solvent. 

Although this proposal may be fundamentally 
sound, it is somewhat vague, and it appears more 
satisfying to consider the process in greater detail. 
Beginning with the crystal chain of connected idio- 
morphs, observed by Papapetrou, it is evident that 
each idiomorph presents several corners that pro- 
vide potential sites for secondary arm growth. Each 
of these corners might grow into a side arm, but 
observation indicates that only some (from 1/3 to 
1/20) of the potential arms actually grow. A possi- 
ble reason for this behavior emerges if one considers 
the first and second idiomorphs of the primary 
chains, adjacent to the parent idiomorph. The 
corners of the first idiomorph should be less favored 
for growth than those of the second because of 
shielding by the adjacent primary arms that are 
extending at right angles from the corners of the 
original idiomorph (shielding, that is, in the sense 
that temperature and concentration gradients ema- 
nating from these arms would encroach upon the 
growth domain of the first idiomorph and rob it of 
some of its growth potential). By the same reason- 
ing, the corners of the third idiomorph are still 
more favored for preferential growth, and so on. At 
some point along the chain, side growth will actually 
proceed and the resulting arm will establish a new 
shield for the next few potential sites of side arm 
growth. The frequency of secondary (and tertiary) 
arm growth is expected to be limited, on the one 
hand, by the size of the original idiomorph, which 
limits the frequency of opportunities and, on the 
other hand, by the pattern of material and heat 
gradients; all of which depend, in the last analysis, 
upon the fundamental rates of material and heat 
diffusion. 

A graphical outline of the process thus far de- 
scribed is presented in fig. 10. In successive vertical 
columns are victured three sequences of crystal 
growth at slow, intermediate, and fast rates, re- 
spectively. The process starts at the top of the 
chart with a small square representing the initial 
idiomorph and growth proceeds, according to its 
velocity, to produce a large idiomorph, an element- 
ary dendrite of primary arms only, or a complex 
dendrite. To make this picture fully realistic, for 
the case of metals, the undeveloped corner sites 
should perhaps be shown rounded instead of sharp, 
because this is usually observed. It may be sup- 
posed that the rounding results from a transfer of 
matter away from the corners under the driving 
force of surface tension, decreasing the total surface 
area of the dendrite 

While this picture of dendrite growth does not 
readily lend itself to the derivation of a formalized 
expression of the relationship between dendrite 
spacing and the factors affecting rate of growth, it 
does make it seem more reasonable that there 
should be an inverse relationship between the 
spacing and the growth rate, for both are seen to 
depend upon the same factors, but in opposite ways 

Alloying has been found to increase the dendrite 
spacing in all cases. That this effect comes from the 
influence of alloying upon the rate of material diffu- 
sion seems improbable. because the diffusion coeffi- 
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cient may either increase or decrease with alloying. 
The heat conductivity, however, is always lowered 
by alloying. This is the right kind of change to 
account for the effects observed, and it is concluded 
from this that the rate of heat transfer is probably 
of greater importance than is the rate of material 
transfer in estabiishing the dendrite spacing in 
metal systems. It will be noted, further, that the 
frequent observation of coarse dendritic growth in 
metals of complex crystal structure is consistent 
with this conclusion, because the metals of complex 
crystal structure are usually poor conductors of 
heat. 

While the depression of the thermal diffusivity 
by alloying provides qualitative correspondence 
with the increased dendrite spacings, the actual val- 
ues of heat conductivity do not set the alloys in the 
same order as that established by the spacings. This 
may be the result of differences from alloy to alloy 
in the quantity of latent heat that must diffuse 
away, inasmuch as there is a fairly good correlation, 
within any one alloy series, between the dendrite 
spacing and the ratio of the heat of fusion to the 
thermal diffusivity (table VIII). 

A full understanding of the factors influencing 
dendrite spacing will be of practical usefulness, for 
it may be expected to lead to the development of 
methods for dendrite spacing control. The spacing 
is important in such ways as its influence upon the 
time required for homogenization by heat treatment 
and its influence upon the distribution of microcon- 
stituents In castings 

Summary 

The spacing of the dendrite arms has been meas- 
ured in a large group of nonferrous alloys cast under 
comparable conditions, from which it has been 
learned that: 

1. The dendrite arm spacing and the grain size 

are independent. 

2. The dendrite spacing is inversely proportional 
to the rate of freezing. 

3. Alloying coarsens the dendrite. 

4. The dendrite spacing in any one alloy system 
varies in the same manner as the ratio of the 
heat of fusion to the thermal diffusivity. 
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Table VII. Correlation between Dendrite Spacing and 
Ratio of Heat of Fusion to the Thermal Diffusivity 


Ratio of Heat of 


Dendrite Fusion over 
Nominal Spacing at Thermal 
Compe- Position rm Diffusivity 
sition (in mmaxlo) (in calem~ see) 

Al 1Si 166 206 
Al 1.5 Si 200 $11 
Al 5 Si 250 400 
Al 20 Zn 1233 
Al 4 Zn $57 430 
Al 60 Zn 278 272 
Cu 10 Zn 125 650 
Cu 20 Zn 151 793 
Cu 10 Zn 222 835 
Cu 1Sn 102 715 
Cu 5 Sn 116 1,860 
Cu 10 Sn 125 2.730 
Cu 15 Sn 139 2.550 
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Institute of Metals Division: The Transverse Bending of Single 


Crystals of Aluminum by M. K. Yen and W. R. Hibbard, Jr. P. 1040: 2nd column, 26th line should read, 


in part, “bands form on the (110) plane,” 


part, “Crystals having their axes near [111],” instead of “[110].” 


instead of “(111) plane; and the 29th line should read, in 
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in longitudinal and transverse directions. Specimens 
were machined to a diameter of 0.250 in. and a ; 
length of 3.000 in. One sample from each direction 
was vacuum annealed for 1 hr at 800 C . 
The dilatometer tube was placed in a vertical tube 
furnace havir a uniform temperature zone which 
y Was twice the length of the ample Average time . 7 
for a complete thermal cvcle to 500°C was 18 hr 
Temperature were observed with two chromel- oa— 
alumel thermocouplk attached to the ampk about 
M. TRECO ated 
with the D f Industry ( peration, Massachu- 
setts Institute of Tec ogy, Cambridge. Mas 
AIME Chicago Meeting, October 1950 one 
TP 2954 E. ‘ may be sent to 
| 
TEMPERATURE (°C 
tract N W-7405-eng-175 witht S. Aton E) S00 eo 
Fig. 1—Expansion of longitudinal specimens 
Nos. 4 and 5. 
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Thermal Expansion Characteristics of Beryllium 


A study has been made of the thermal expansion characteristics 
of vacuum-cast beryllium. Linear expansion coefficients for annealed 
and extruded beryllium are given for temperatures up to 1000°C. 
Results of expansion measurements on a single crystal of beryllium 
are discussed in relation to preferred orientation. The volume co- 
efficient of expansion has been calculated. 


HE thermal expansion of pure beryllium was Table L. Identification of Samples 


first investigated by Hidnert and Sweeney’ in 
1925 on a single cast specimen stated to be of 98.9 Sample Ne. Location in Bar Treatment 
pet purity. A study of the coefficients of expansion 
by X-ray methods has recently been made by P 4 Annealed after extrusion 
Gordon on powder! obtained from the Brush Beryl- 
lium Co. assaying 97 wt pet beryllium with about 7 As extruded 


2 wt pet oxygen as an impurity 


The present work pertains to about the highest 
purity metal obtainable from the Brush Beryllium 12 in. apart. The accuracy of temperature measure- 
Co. This metal was in the form of lumps which Ment was + 0.25°C. An argon gas atmosphere sur- 
were remelted and cast in a high-vacuum induction rounded the specimen to prevent oxidation of the 


furnace. Expansion data in this paper deal with beryllium 
Samples were identified as shown in table I 


beryllium extruded into bars of rectangular cross- 


section 4x%% in. and the anisotropic expansivity of 


a large cast single crystal Results 

Analysis of the cast metal after extrusion indi- The original plan included measuring expansion 
cated a beryllium assay of 99.28 pct. Impurities up to 1000 C, but the first two runs on sample No. 5 
were 0.170 pet Fe, 0.140 pet Al, 0.014 pct Mg, 0.086 showed that a permanent contraction occurred from 


pet Si, 0.020 pet Cu, 0.020 pet Mn, 0.007 pet Ni, 0.007 
0.080 pet C, 0.179 pet O, (as BeO) 


pet Ca 


Part I—Extruded Metal 


900, 
Thermal expansion measurements were obtained 
with a fused quartz-tube differential type dilatom- 
eter’ on specimens cut from the extruded sections 


q 

| 

i 

hh 

D M T 

7 


Table I. Linear Coefficients of Expansion (In. per In. per °C x 10°) 


Transverse Transverse 
Temp Hidnert Transverse Longitudinal Extruded : a Extruded, Extruded, Extruded, Mean 
Range and Gerdon ca led, N — No No. 5— Ne. 5— Co- 
No.4 .1 Run No.2? Run No.1 Run No.2? efficient 


(X-ray*) 


ec) Sweeney 


-100 12.3 11.6 14.3 10.3 9.6 
5-200 13.3 13.5 14.5 13.2 118 
300 14.0 14.5 14.8 14.5 12.7 
-400 14.8 15.3 15.3 15.6 13.6 
: 500 15.5 15.9 15.8 16.6 14.5 
25-600 16.1 16.5 
25-700 16.8 17.0 16.5 (18.3) 16.1) 
25-800 17.4 
25-900 17.9 
25-1000 18.4 (17.5) (20.4) (18.0) 


3 for random orientation 


2a 


* Calculated fron 


the weight of the measuring equipment. The maxi- 
mum temperature possible without creep effects was 
525°C. The contraction data for the first two runs 
indicated that the slope of the expansion curve 
would not change between 525° and 1000°C if load- 
ing effects could be eliminated. 

Typical expansion curves for the longitudinal 
samples are shown in fig. 1 in which expansion per 
unit length (corrected for quartz) is plotted directly 
against temperature. Fig. 2 shows the same data for 
the transverse samples. It is apparent from these 
curves that the expansion of beryllium is not a 
linear function of temperature, and it proved to be 
impossible to represent the curves with any degree 
of accuracy by the usual form of the expansion 
equation: 


Ly L. (1 + aT + BT + yT°...) 


where L, length at temperature T°C 
L length at 0°C 
a, B, y, ete. are empirical coefficients. 


It was a necessary objective of this work to deter- 
mine the linear expansion coefficient as accurately 
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Fig. 2—Expansion of transverse specimens 
Nos. 6 and 7. 


as possible over the entire temperature range of the 


10.1 12.6 114 2.5 11.54 
12.1 14.5 13.4 147 13.46 
13.1 15.2 15.1 15.7 14.4 
14.0 15.9 15.7 16.6 15.24 
14.7 16.6 16.3 17.2 15.95 
17.2 17.0 
16.1) 17.6 17.5 (18.5) 17.23 
18.1 17.9 
18.6 18.6 
17.6 18.9 19.0 20.0 18.77 


tests. The method of drawing tangents to the curves 
was discarded for two reasons: (1) The curves ex- 
hibit unusual changes in slope in the initial por- 
tions, and (2) the graphical error in plotting these 
curves was greater than desired. 
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Fig. 3—Contraction curve for extruded and annealed 
longitudinal sample No. 4. 


A more accurate method of obtaining the coeffi- 
cients resulted when the expansion data were plot- 
ted on log-log paper. Linear curves resulted which 
could be analyzed by the method of averages. Such 
a plot is shown in fig. 3. An equation of the form 
L, L, (1 + aT’ x 10°), where a and b are em- 
pirical constants, was derived for each heating and 
cooling cycle. The linear coefficient was obtained 
from the relation 


( L )( J 


where L length at 25 C and T c 

Table II lists the expansion coefficients obtained 
along with those of Hidnert and Sweeney’ and of 
Gordon.’ For comparison purposes, the values of 
the expansion coefficient parallel and perpendicular 
to the principal hexagonal axis given by Gordon 
have been combined to give a mean linear coefficient 
for randomly oriented polycrystalline metal: Le 
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Fig. 4—Pole figure showing direc- 

tion for measurement of expansion 

and perpendicular to hexa- 
gonal axis. 


a (2a , )/3. The agreement of the observed 
data with the X-ray measurements was fair but not 
entirely consistent for the individual runs, although 
the calculated mean coefficient for all runs given in 
the last column agrees well with the X-ray data 
The values of Hidnert and Sweeney are somewhat 
lower than the mean values with one exception 
Values of a in parentheses have been extrapolated 
from the lower temperature data 


Part Il—Expansion of a Beryllium Single Crystal 


A large single crystal from a_ high-purity, 
vacuum-refined casting was carefully ground on 
one side parallel to the cleavage (0001) planes and 
then cut at right angles to the basal plane. Baldwin- 
Southwark SR-4 type A-8 bonded resistance strain 
gauges were cemented to the exposed surfaces of 
the crystal and also to a Vycor flat 2x1x'4 in. (« 
0.8 x 10° in. per in. per “C) 

Crystal and Vycor flats with cemented gauges 
were placed in a thermo-regulated constant tem- 
perature bath having a range of 0 to 50°C + 0.03°C 
Expansion data obtained in this manner lay on a 
straight line conforming to the usual relation: L 
L, (1 iT). Values of a were calculated for the 
direction parallel to the principal axis, designated 

, and perpendicular to this axis, a A small cor- 
rection for the Vycor’ has been added to give the 
coefficients listed in table III 

X-ray analysis showed that the strain coefficient 
designated a, , was measured within 14° of parallel 
to the ¢ axis, and the strain coefficient perpendicula 
to the same axis made an angle of 5° with one of 
the a axes («,, fig. 4). In order to check the method 
and at the same time determine any directional 
variation in the basal plane, the last two measure- 
ments were obtained with a new strain gauge 
mounted 35° from the first direction («. fig. 4). No 


Table HI. Linear Coefficients of Expansion («) for 
Beryllium (0 to 50°C) 


Direction 

Measured 
Ne xiv for 
(vele See fig. 4) 
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significant deviation from the previous values was 
found in this direction. 

The best weighted mean values together with 
their probable errors are as follows: 


a, (11.580 + 0.050) x 10° in. per in. per “C 
(0 to 50°C) 
a (10.076 + 0.026) x 10° in. per in. per “C 


(0 to 50°C) 


Beryllium is quite anisotropic in nature, having a 
15 pet difference in the expansion coefficients of the 
major crystallographic directions. 

From the mean values, the average linear co- 
efficient of expansion for polycrystalline metal of 
random orientation was calculated to be (11.079 + 
0.042) x 10° in. per in. per “C using the relation 
1/3(2a, + a, ). This value is significantly greater 
(about 10 pet) than measured values on polycrystal- 
line metal and probably reflects the absence of grain 
boundary restraint. The volume coefficient of ex- 
pansion, 8, equals (33.24 + 0.08) x 10° (0 to 50°C). 


Discussion of Results 

Gordon’ has shown that the basal (0001) planes 
become parallel to the longitudinal axis of extruded 
rods with random orientation around the rod axis. 
Similarly with an extruded flat, metal parallel to 
the longitudinal direction should expand propor- 
tional to a This is borne out by the coefficients in 
table II for samples 4 and 5 which agree well with 
Gordon's values for a, The effect of thermal 
eycling is slight, but annealing decreases the ex- 
pansion coefficient below 400°C. With increasing 
temperature, the coefficients for the transverse ex- 
truded metal did not agree well with previous data 
providing only an approximate confirmation of the 
preferred orientation determined from X-ray work. 

Beryllium shows no apparent hysteresis in ther- 
mal cycling. 

The marked decrease in oxygen content of the 
metal used in the present work had no significant 
effect on the expansion properties. 


Summary 
Linear thermal expansion coefficients for ex- 
truded and annealed polycrystalline beryllium have 
been listed in table III. The linear expansion co- 
efficient has been shown to be greater in the direc- 
tion perpendicular to the hexagonal axis and inde- 
pendent of rotation about this axis. 
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Although magnesium-lithium base alloys have several desirable 


properties, they also possess certain undesirable characteristics, one 
of which is the tendency to overage at 150° to 200°F. This problem 
is discussed in the paper. Recently developed alloys, described in the 
paper, have stability of properties at 200°F nearly equal to that of 


HE preparation and general properties of mag- 
nesium-lithium base alloys have been described 
in earlier papers Lithium forms solid solutions 
with pure magnesium, lowers its density, and im- 
proves its formability. The improved isotropy and 
better formability of these alloys are attributed to 
the ability of lithium to convert the magnesium 
lattice from hexagonal (alpha phase) to body- 
centered-cubic (beta phase) structure. This change 
in structure is, however, accompanied by some 
limitations which make it difficult, if not impossible, 
to combine all the desirable properties in one com- 
position. The most important of these limitations is 
the tendency of the high-strength alloys to overage 
and lose strength at temperatures of the order of 
150° to 200 °F. 

A study was made of the effects of composition 
and heat treatment on the age-hardening character- 


P. D. FROST, Member AIME, is Research Engineer, 
J. G. KURA is Assistant Supervisor, and L. W. EAST- 
WOOD, Member AIME, is Supervisor, Battelle Memo- 
rial Institute, Columbus, Ohio. 

AIME Chicago Meeting, October 1950. 

TP 2961 E. Discussion (2 copies) may be sent to 
Transactions AIME before Dec. 15, 1950. Manuscript 
received April 17, 1950; revision received Aug. 7, 1950. 

The work described in this paper was sponsored by 
the Navy Department, Bureau of Aeronautics under 
Contracts Nos. NOa(s) 9526 and NOa(s) 10026. The 
period this work covered was Jan. 1, 1949, to April 
1, 1950. 


istics of the alloys. Stability of properties was deter- 
mined by hardness and tensile testing of the alloys 
at room temperature after various periods of ex- 
posure to elevated temperatures. 

Precipitation-hardening curves are shown for a 
number of magnesium-lithium-zine alloys in fig. 1. 
All the alloys were solution treated at 700°F and 
aged at 200°F. The reason for using the drastic 
quench, toluene at —105°F, was to reduce the rapid 
precipitation of the hardening phase which takes 
place at room temperature. 

Previous experience has shown that a hardness of 
about 90 to 95 Rockwell E is indicative of yield 
strengths in the range of 35,000 to 40,000 psi. This 
is a desirable strength level for magnesium-lithium 
base alloys with specific gravities of the order of 
1.65 or less. 

Although the hardness level is raised by large 
zine contents, a corresponding decrease in the cold 
formability of these alloys occurs with increasing 
zinc content. Thus, alloys containing up to about 
10 pet Zn and having hardnesses of the order of 70 
to 75 Rockwell E may be bent over a very smal! 
radius; however, the 16 pct Zn alloy requires a bend 
radius of more than 8T. 

The hardness relationships illustrated in fig. 1 can 
be explained by the partial phase diagram shown in 


commercial magnesium alloys. 
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fig. 2. The zine-free magnesium-lithium alloys are 
entirely body-centered cubic (100 pct beta phase) 
when the lithium content of the binary is 10.3 pct 
or higher. When zinc is added, the boundary be- 
tween the beta and alpha-plus-beta fields at 700°F 
is shifted to lower lithium contents. In addition, the 
solubility of zinc at 700°F decreases with decreasing 
lithium content. It is shown by a study of micro- 
structures that the limit of solid solubility of zinc 
in the 6Mg/Li* matrix at 700°F is about 19 pet. It 

*In composing new complex alloys, it was often desirable to 
maintain a constant ratio of magnesium to lithium. Thus, a 6Mg/Li 
binary contains 14.3 pet Li and a 6Mg 14-19 pet Zn alloy contains 
11.6 pet Li However, in both cases the ratio of magnesium to 
lithium is the same 
is believed from a study of the aging curves that 
this limit is about 2 to 3 pct at 200°F 

Zinc additions up to about 2 pet increase the hard- 
ness and strength of the magnesium-lithium base 
solid solution. Larger additions of zine effect further 
hardness increases, but precipitate during prolonged 
aging at 200 F. Alloys having 14 to 20 pet Zn pre- 
cipitation harden extremely rapidly during quench- 
ing, even when quenched in toluene at —105°F. The 
high-zine alloys overage at 200°F but are capable 
of maintaining reasonably high hardnesses for peri- 
ods up to 1000 hr. 


MARONESS -~ROCKWELL 
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Fig. 1—Effect of zine content and prolonged aging 
at 200°F on the hardness level of several 6Mg/Li- 
Zn ternary alloys. 
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Fig. 2—Approximate phase relationship for one 
part of the Mg-Li-Zn ternary system at 700°F, as 
estimated from the microstructures of several 
alloys. Specimens were extruded, rolled, and solu- 
tion treated for 1 hr at 700°F. 


The aging curves of fig. 1 are similar, in general, 
to those of Mg-Li-Zn alloys having different ratios 
of magnesium to lithium 

Although the high-zine ternary alloys maintain 
fairly high hardness and strength levels following 
exposure to temperatures up to 200 °F, they have, in 
general, poorer corrosion resistance and higher 
densities than the magnesium-lithium-aluminum 
base alloys described in the following sections 


Age-Hardening Characteristics of Mg-Li-Al Alloys 

Aging curves for a few magnesium-lithium-alumi- 
num ternary alloys, solution heat treated at 700°F, 
are shown in fig. 3. Again, the hardness relation- 
ships shown here can in part be accounted for by the 
partial phase diagram shown in fig. 4 


Fig. 3—Effect of aluminum content and prolonged 
aging at 200°F on the hardness level of several 
6Mg/Li-Al ternary alloys. 
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Fig. 4—Approximate phase relationship for one 
part of the Mg-Li-Al ternary system at 700°F, as 
estimated from the microstructures of several 
alloys. Specimens were extruded, rolled and solu- 
tion treated for 1 hr at 700°F. 


The solid solubility of aluminum in the mag- 
nesium-lithium matrix at 700°F is less than that of 
zinc, and unlike zinc, the addition of aluminum 
shifts the boundary between the beta and alpha-beta 
fields toward higher lithium contents. The occur- 
rence of aging at 200°F indicates the limit of solid 
solubility of the aluminum phase at 200°F to be less 
than 1 or 1.5 pet in 5Mg/Li, 6Mg/Li, and 8.1Mg/Li 
base alloys. Aluminum is a more potent hardener 
than zinc on a weight percent basis but of the same 
degree on an atomic percent basis. Like zinc, alumi- 
num in sufficient quantities produces alloys which 
age rapidly and have high as-quenched hardnesses. 
The maximum hardness of the alloys occurs in the 
as-quenched condition when the aluminum content 
is slightly above 8 pct in the 5Mg/Li base, less than 
6 pet in the 6Mg/Li base, and less than 4 pct in the 
8.1Mg/Li base. Because of the rapid precipitation 
of the hardening constituent, these high as-quenched 
hardnesses cannot be suppressed even when the al- 
loys are quenched from 700° F into toluene at 

105 °F. The low-lithium, high-aluminum alloys 
have higher hardnesses after aging 1000 hr at 200°F 
than do the higher lithium alloys. There is little 
benefit gained by increasing the aluminum content 
above 6 pct. Apparently, the reason for this is that 
6 pet Al is close to the limit of solid solubility at 
700°F, as illustrated by fig. 4. 

Cubic alloys, such as those whose aging curves 
are shown in fig. 3, are not so stable at 200°F as 
alloys having a predominately hexagonal structure. 
In fig. 5, the 5Mg/Li-8 pct Al alloy, which contains 
body-centered-cubic beta phase plus undissolved 
aluminum-rich phase at 700°F, changes greatly in 
hardness over the 1000-hr aging period at 200°F. 
The 6Mg/Li-8 pct Al alloy, which also contains 
body-centered-cubic beta plus undissolved alumi- 
num-rich phase at 700°F, has a somewhat flatter 
curve. However, the 9.5Mg/Li-8 pct Al alloy, which 
contains beta phase, a large amount of hexagonal 
alpha phase, and a small amount of undissolved 
aluminum-rich phase, shows little variation in hard- 
ness during the aging period 

The effect of quenching medium on the age- 
hardening characteristics of the alloys was studied 
A low-temperature quench bath, such as toluene at 
105 F, retards precipitation hardening in alloys 
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of intermediate hardness, but has no effect on the 
as-quenched hardnesses of the very soft and the 
very hard alloys. Precipitation, if any, occurs so 
slowly in the soft alloys that the drastic quench is 
not necessary. On the other hand, precipitation is so 
rapid in alloys containing comparatively large quan- 
tities of aluminum or zinc that the low temperature 
of the toluene-quench bath does not arrest it. This 
was also found to be true even when specimens were 
quenched first in toluene at —105°F, immediately 
transferred to a liquid nitrogen bath, and held in 
this bath until a hardness measurement could be 
obtained. 

Some additional phase relationships in the mag- 
nesium-lithium-aluminum system are shown in fig. 
6. This figure was photographed from a publication 
by Shamrai.* In an earlier paper,’ the hardening 
agent in magnesium-lithium base alloys was tenta- 
tively established as MgLi.X, where X may be zinc, 
aluminum, or certain other elements. The only 
three-component phase reported by Shamrai is 
Phase X, which he identified as Al,MgLi. He stated 
that his diagrams were not to be considered final, 
and indicated that additional three-component 
phases may be present in the vicinity of the Al.MgLi 
region. A few attempts to produce Al.MgLi have 
been made in order to check Shamrai’s observa- 
tions. X-ray diffraction studies of one alloy con- 
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Fig. 5—Effect of lithium content on the hardness 
levels of several Mg-Li-8 pet Al alloys. 
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taining 47 atomic pct Al, 24.5 atomic pet Mg, and 
28.5 atomic pct Li revealed the presence of a large 
amount of an unknown phase and a small amount 
of MgLi,Al. It is quite possible that the unknown 
phase corresponds to the compound Al.MgLi men- 
tioned by Shamrai. 


Aging Characteristics of Complex Mg-Li-Al Base 
Alloys 


The magnesium-lithium-aluminum base alloys 
which contain sufficient lithium to render them 
body-centered cubic are of interest because of their 
extremely low density and good tensile properties 
For example, in one condition of heat treatment, the 
6Mg/Li-6 pct Al alloy has tensile properties as 
shown in table I. These properties were obtained 
on forged and rolled *s-in. plate, solution treated 
at 500°F, and aged *4 hr at 200°F. 

This alloy has a specific gravity of 1.44 


Table IL. Tensile Properties of the 6Mg/Li-6 Pet Al 
Alloy 


Direction Tensile Vield Tensile Ultimate Elongation 
of Strength Strength in In., 
Tests psi psi Pet 
Longitudin: 17.000 40, 800 10 
Transverse 18.400 42.300 2 


A concerted effort was made to improve the 
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Fig. 6—Isothermal section at 400°C (752°F) through 
the constitution diagram of the system Al-Mg-Li. 


The Li corner of the diagram is liquid. The phases shown are 

as follows: I—Soelid solution of Li and Mg in A £ 

11l-—AIMg IV—AIL Meg V—Hexagonal solid solution of Al 

and Li in Mg Vi—Me li Vili—AlLi IX—AILi. X— 
ALMgLi* Figure reproduced from ref. 3 


stability of properties of these all-beta magnesium- 
lithium-aluminum base alloys, but this effort was 
not successful. The effect of minor additions of 
slightly soluble elements was studied quite thor- 
oughly. Fig. 7 is indicative of the results obtained 
in this study. In the particular experiment de- 
picted by fig. 7, complex alloys containing 0.05 or 
0.10 pet of each of the alloying elements listed in 
the caption were studied. The compositional design 
embraced 27 alloys. The heavy dark line in fig. 7 is 
the aging curve of the 6Mg/Li-6 pct Al base alloy at 
200° F. The shaded area covers the range in which 
the harcinesses of the remaining alloys fell 

A similar effect was observed for all other slightly 
soluble elements investigated. These included Fe, 
Co, Ni, Mn, Cr, Ti, Zr, Sb, Bi, Ce, V, and Be 

The only elements which improve the hardness 
stability of the 6Mg/Li-6 pct Al base alloy are those 
which, like aluminum and zinc, are relatively solu- 
ble at elevated temperatures in the magnesium- 
lithium base. Such elements include silver, cad- 
mium, and mercury. Comparatively large quantities 
of these elements are required to raise the hardness 


Fig. 7—Aging characteristics at 200°F of a series 
of 6Mg/Li-6 pet Al-Cu-Ca-Sr-Ba-Si-Sn-Pb alloys. 
Shaded area represents hardness range covered by 
individual aging curves for 27 alloys. Heavy curve 

is for the 6Mg/Li-6 pet Al base alloy. 
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aluminum base alloy were unsuccessful, attention 
was turned to alloys containing both hexagonal and 
body-centered-cubic phases. The fair stability of 
these alloys was illustrated by the aging curve for 
the 9.5Mg/Li-8 pct Al alloy, shown in fig. 5. 

Some mechanical properties and other data on the 
more stable magnesium-lithium-aluminum base al- 
loys will be described in the following pages. Fig. 8 
shows the effect of lithium content on the tensile 
properties of a magnesium-lithium-aluminum ter- 
nary alloy containing 6.5 pct Al. It also shows the 
effect produced on the properties by aging at 200°F. 
All the alloys shown in this figure contain some 
alpha phase. Heat 2476, containing 10 pct Li, is on 
the boundary between the beta and the alpha-beta 
region. The other alloys contain increasingly greater 
quantities of hexagonal metal because of their 
lower lithium contents. It will be noticed that the 
highest yield and tensile strengths were obtained in 
the alloys containing the largest amounts of lithium. 
Some liberty was taken in extrapolating the strength 
values of Heat 2476 in the quenched condition. This 
alloy was too brittle in this condition to obtain yield 
and tensile data. Values as high as those shown are 
not, however, uncommon in the magnesium-lithium 
alloy system 

Additions of tin to a magnesium-lithium-alumi- 
num base containing 9.5Mg/Li-7 pct Al were found 
to increase the strength, and improve the stability 
at 200°F, and the 
cracking. The tensile properties and stability of the 
9.5Mg/Li-7 pet Al-1 pet Sn alloy are shown in fig. 9. 

The microstructure of the 9.5Mg/Li-7 pct Al-1 
pct Sn alloy is compared with that of the same base 
alloy without tin in fig. 10. These alloys are charac- 
terized by a two-phase matrix consisting of body- 
centered cubic beta and hexagonal-alpha structures. 
The tin-bearing alloys usually contain a small 
amount of the undissolved tin-rich phase, which, in 
the micrograph, fig. 10, appears as small black 
particles. Upon aging at 200°F, a very fine, lamellar 
precipitate, shown in fig. 11, appears in the white 
alpha regions of these alloys. The presence of tin 
causes the formation of larger quantities of this 
precipitate than normally occur in the magnesium- 
hithium-aluminum ternary alloy 

In alloys having tin contents of about 0.5 pct or 
under, additions of manganese markedly improve 
the tensile ductility, as shown in table II. The speci- 
mens referred to in this table were produced from 
0.064-in. extruded and rolled strip. They were 


resistance to stress-corrosion 


| 
— 
| Zz 
_ “ARONESS les 2 
} 
ze 
z } les 
| > anon 
as 
quésceto 
AGiNG Time at 


Fig. 9—Effect of aging at 200°F on properties of 
forged and rolled 0.065-in. sheet of the 9.5Mg/Li- 
7 pet Al-1 pet Sn alloy following 800°F solution 
treatment (Heat 2467). 
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Fig. 10—Microstructure of alloys. 


a. The 9.5Mg/Li-7 pet Al-t pet Sn alley, as quenched from 
800°F. Gray background is b.c.c. beta solid solution. White phase 
is hexagonal alpha solid solution. Black particles are undissolved 
tin-rich phase. b. Same alloy, aged 1000 br at 200°F Alpha 
phase is largely obscured by a fine lamellar precipitate be- 
lieved harmful to ductility. « The 9.5Mg Li-7 pet Al ternary 
alloy, as quenched from 800°F. d. Same alloy, aged 1000 hr 


at 200°F. Note that a smaller quantity of lamellar precipitate 
is present in d than b. (All specimens etched in 2 pet HF.) 
X 100 


solution treated *4 hr at 800°F, water quenched, 
and aged 20 hr at 200 'F. 

The same improvement is not effected in the 
higher-tin alloys, and in the latter case manganese 
additions have an adverse influence upon the sta- 
bility of the properties of the alloy. 

Zinc, added to the alpha-beta magnesium-lithium- 
aluminum base alloys, with or without manganese, 
produces interesting tensile properties. Some of the 
best combinations of tensile properties and stability 
are found in alloys having a ratio of Mg/Li 9. A 
few examples are given in table III. These proper- 
ties were obtained on rolled 0.064-in. sheet, 
quenched from 800°F and aged at 200°F. 

In order to maintain a yield strength above 30,000 
psi for 1000 hr at 200°F, substantial quantities of 
zine are required, and this is a disadvantage from 
the standpoint of weight. Thus, the specific gravity 
of the 9Mg/Li-5 pct Al-8 pct Zn alloy is 1.65, while 
that of the 9.5Mg/Li-7 pet Al-1 pct Sn alloy is only 
1.56 

Resistance to Stress-Corrosion Cracking: Some 
of the alloys described above were subjected to a 
stress-corrosion test in an industrial atmosphere 
The type of fixture used is shown in fig. 12. Sheet 
specimens 0.065 in. thick were subjected to a bend- 
ing load which imposed a tensile stress in the outer 
fiber equal to 30 or 75 pct of the yield strength of 
the material. Control specimens of AZ31X-h sheet 
(Mg-3 pct Al, 1 pet Zn, 0.3 pet Mn alloy, hard 


The specific gravity of commercial AZ31X is 1.77 
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Fig. 11—Same struc- 
ture as shown in fig. 10d. 
Shows more clearly the 
lamellar nature of the 
precipitate in the alpha 
phase. Note also the fine 
unresolved pre- 
cipitate in beta phase. 


rolled) were used. The results are shown in table IV 
Although the results given in table IV do not 
represent many tests, there is an indication that 
these particular magnesium-lithium base alloys may 
have resistance to stress-corrosion cracking nearly 
equal to that of the commercial alloy, AZ31X-h 

Formability: Although many high-strength body- 
centered-cubic magnesium-lithium base alloys have 
good formability, the heat-treated alpha-beta alloys 
described above require large radii for forming at 
room temperature. However, in the hot-rolled con- 
dition the bend test results shown in table V were 
obtained on sheet specimens ‘2 in. wide x 0.064 in. 
thick. 

Annealing the alloys does not improve their 
formability. However, they are amenable to warm 
forming, as may be seen from table VI 

Both alloys suffer a loss in tensile strength during 
the warm-forming heat treatments. Results of a few 
tests are shown in table VII. 

The alpha-beta type alloys are easily hammer- 
and-press forged directly from the cast condition at 
600° to 700°F. Their optimum hot-rolling tempera- 
ture is about 700 F and their optimum extruding 
temperature is 600° to 650 °F. 

Conclusions 

As shown in the preceding pages, two of the most 

promising types of high-strength magnesium- 


Table Ul. Effect of Manganese on Tensile Ductility of a 
Mg-Li-Al-Sn Alloy 


Tensile Yield 


Tensile itimate hlongation 
i 


Intended Strength, Strength, 
Composition psi psi 
9.5Mge Li-7 pet Al 31,900 45,500 4 
0.05 pet Sn 
Li-7 pet Al- 32.800 43.300 95 


0.05 pet Sn-1 pet Mn 


Table Ul. Tensile Properties of Several Mg-Li-Al-Zn 


Alloys 
Elon- 
gation 
Aging Vield timate in 
Intended Time Streagth Strength, 

Composition ur psi psi 

9Mg Li-7 pet Al 20 16.900 2.900 + 
8 pct Zn-1 pet Mn 

9Mg_ Li-7 pet Al- 1,000 34,400 49.500 15 
8 pet Zn-1 pet Mn 
g Li-5 pet Al 20 6,700 4.100 65 
8 pct Zn 

9Me Li-5 pet Al 1,000 31.500 48,500 25 
8 pet Zn 

9Mg Li-5 pet Al 20 5.200 
8 pet Zn-1 pet Mn 

9Mg ‘Li-5 pet Al 1,000 10.400 45,500 25 
B pct Zn-1 pet Mn 

9Me 'Li-6 pet Al- 20 15.100 51.900 7 
6 pet Zn-1 pet Mn 

Li-6 pet Al 1,000 29,700 46,10 


6 pet Zn-1 pet Mn 
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Table IV. Resistance of Several Alloys to Stress Corrosion Cracking in an Industrial Atmosphere* 


No. of Applied Stress 
pP = Avg. No. of Days Starting 
mens Pet Yield psi Before Failure Date 
95Me Li-7 pet Al-3 pet Sr ; 75 28,400 46 Started 10-26-49 
95Mée Li-7 pet Al-3 pet Sn ; 30 11,300 No failures ‘Started 10-26-49) 
AZI1X-h 2 75 24,900 55 Started 10-26-49) 
AZ31X-h 2 0 9.960 No failures Started 10-26-49) 
9.5Mg_ Li-7 pet Al-1 pet Sn th 75 26.300 27 Started 3-16-50 
95Mge Li-7 pet Al 6 75 25.900 13 Started 3-16-50) 
AZ31X-h 6 75 24.900 52 Started 3-16-50) 
i pet Al-B8 pet Zr 6 75 27,500 Started 5 - 
AZS1X-h 6 75 24.900 63 (Started 5-27-50) 
* The esium-lithiu base alloys were quenched from 800°F and aged 20 hr at 200°F 
The AZ31X-h was exposed in the as-received ‘hard rolled: conditior 
Table V. Minimum Bend Radii Required for Hot- Table Vi. Minimum Bend Radii Required for Warm 
é Rolled Alloys Forming of Alloys 
Minimum Bend Hardness, Forming Minimum Bend 
pf Alley Radius Rockwell E Alley Temp, °F Radius 
9.5Mg Li-7 pet Al-1 pet Si IT 80-82.5 9.5Mg Li-7 pet Al-1 pet Sn 450 1-2T 
9Mg Li-5 pet Al-8 pet Z: 10T 88 500 1T 
lithium base alloys at the present time are as fol- a aaa = 
lows 1T 
1. 9.5Mg/Li-7 pet Al-Sn Table VII. Effect of Warm-Forming Temperatures on 
2. 9Mg/Li-Al-Zn Tensile Properties of Alloys 
These alloys are fairly satisfactory from the stand- a, 
‘ points of material cost and stability at 200°F. Pre- Alloy Condition Yield Ultimate — in 
liminary data indicate that they also possess fair 
resistance to corrosion Alloy s of this type are 9.5Me Li-7 pet Al- As aged 10 hr 15.500 47,000 7 
somewhat more notch sensitive than existing mag- 1 pet Sn at 200°F 
nesium-base alloys and may require improvement 9.5Mg/Li-7 pet Al- Formed at 450°F 28.400 42.700 5 
‘ in this respect. They might also be improved with I pet Sn 
respect to room-temperature formability. However, — 
Ay pet Zn at 200 
thev are amenable to warm forming x 
i . 9Me Li-5 pet Al Formed at 350°F 34.200 45,000 1 
f Ingots of these alloys are easily hammer-and- 8 pet Zn 
yes at 700 F. They can also be Acknowledgment 
i 1 rolled and extruded at these temperatures The authors are indebted to the Navy Department, 
Bureau of Aeronautics, for permission to publish 
this paper, and to N. E. Promisel and H. J. Boertzel 
of that bureau for their supervision of the project. 
R 7 They are also grateful to C. H. Lorig and other mem- 
# bers of the Battelle staff who assisted in the plan- 
Ae it ning and conducting of the work. 
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Technical Notes Activity of Liquid Silver-Silicon Alloys 
\A ' (5 Deras ind Cc. ft Bircher 
i XISTING distribution data’ for silicon between and the molecular beam technique described in a 
* liquid iron and silver at steelmaking tempera- previous paper, the vapor pressure of silver as a 
tures, 1500 to 1600 C, has made activity relation- function of temperature has been measured over 
ships in liquid silver-silicon alloys desirable as a three silver-silicon alloys containing 3.9, 9.3, and 
method of determining the silicon activity in molten 15.4 atomic pct (eutectic composition) silicon. The 
iron technique was that described for pure silver with 
. To this end, through the use of radioactive Ag the exception that a porcelain liner was used inside 
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the tantalum oven. A preliminary rerun of pure 
silver in the porcelain gave excellent agreement with 
the vapor pressure curve established by the earlier 
work. 

A sample curve of the data obtained for the vapor 
pressure of silver in the 15.4 atomic pct silicon alloy 
is given in fig. la. The pressure for silver in an ideal 
solution of this same composition is also shown. 
Similar curves were obtained for the 3.9 and 9.3 
atomic pct alloys. Fig. 1b shows smoothed curves of 
the activity coefficients referred to pure liquid silver 
for three arbitrary temperatures within the range 
of this investigation. For the compositions used, as 
dictated by the equilibrium diagram,” the experi- 
mental error is appreciable compared with the de- 
viations from ideality. This is especially so for the 
more dilute alloys at the higher temperatures. It is 
to be noted that the positive deviations indicate an 
appreciable solid solubility of silicon in silver con- 
trary to the silver-silicon phase diagram reported 
by Hansen. 

H. M. SCHADEL, JR., G. DERGE, Member AIME, 
and C. E. BIRCHENALL, Junior Member AIME, are 
associated with the Metals Research Laboratory, Car- 
negie Institute of Technology, Pittsburgh, Pa. 

TN 45 E. Manuscript received Aug. 29, 1950. 

This work was done by the Metals Research Labora- 
tory, Carnegie Institute of Technology, under the 
sponsorship of the Office of Naval Research. 


From the data presented, it is evident that the de- 
viations from ideality will be negligibly small for 
the distribution studies made at 1500° to 1600°C with 
the silicon concentration in silver always less than 
5 atomic pct. 
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Dy Paul Pietrok 


ECENTLY a comprehensive investigation of the 
various sigma binary alloys was published by 
Duwez and Baen.’ It was shown that the following 
conditions are necessary for the formation of the 
sigma phase: (1) the difference in atomic diameters 
of the two alloying metals must not be more than 
about 8 pct; (2) of the two elements which form 
sigma, one must exhibit a body-centered cubic 
structure while the second metal must be face- 
centered cubic, at least in one of its aliotropic forms 
In addition, a tetragonal unit cell was proposed and 
powder patterns of six sigma phases were indexed 
for d spacings greater than 1.640 kx. Since the in- 
dexing, based on tetragonal symmetry, led to only 
fair agreement, the possibility of sigma being 
orthorhombic was investigated. Various methods 
for indexing orthorhombic powder patterns are de- 
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Fig. la—Curve for vapor pressure of silver in 15.4 
atomic pet silicon alloy. 


Fig. 1b—Smoothed curves for activity coefficients 
of silver. 
Pressure of Silver. Trans. AIME, 188, 1134; Journal 
of Metals (Sept. 1950) TP 2911E 
*M. Hansen: Der Aufbau der Zweistofflegierungen. 
1936. Berlin. J. Springer 


scribed in the literature. The method used in this 
investigation was a graphical examination of the 
differences in values of sin’ 6 for the adjacent lines 
of the powder diffraction pattern. This method led 
to a complete indexing of the Cr-Co (60-40) pat- 
tern. Because of the strong similarity between the 
various sigma alloys, it was then possible to assign 
indexes to the patterns of Fe-Cr (50-50), Fe-Cr-Mo 
(30-30-40), Fe-V (50-50), Co-V (50-50), and Ni-V 
(50-50). 

The values of sin @ and indexes of the six sigma 
alloys, together with visually estimated intensities, 
are presented in table I. In general, the similitude 
between the six patterns is quite good. For spacings 
greater than 1.75 kx a few differences are noticeable. 
In the Ni-V pattern, no (320) exists and the two 
strong lines (030) and (031) are separated by only 
two lines of lower intensity, unlike any of the other 
sigma patterns. However, very little is known about 
the Ni-V phase diagram and it is possible that the 
equal atomic percentage composition in this system 
lies in a two-phase region. At lower spacings there 
is a close analogy between the patterns. The planes 
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Fe-Cr-Mo 


hb sin sin sin sin sin 
Ob Caleu Ob Caleu- Ob- 
served lated served lated served 


0.1845 vw 0.1844 


243 w 0.2357 0.2156 m 0.2155 0.2344 vw 


22 2556 1.2345 0.2535 m 
202 0 2607 12485 0.2649 “ 
400 0.2824 0.2560 | 0.2798 vw 


ret) 0.6356 vw 
0.6501 vw 


0 B26¢ 0.8264 vw 


0.7997 8699 


0.8960 m 
0.9077 


2 0.9926 09353 0.8682 vw 0.8643 


(341), (050), (150), (441), (711), and (622) appear 
to be common to most of the alloy It is also ap- 
parent from the data given in table I that the pat- 
terns of the three vanadium alloys, which are very 
similar to each other, have rather definite deviations 
from the patterns of the three other compounds 
Further work on the structure of the sigma phase 
may uncover the reasons for the observed dis- 
crepancit 

On the basis of the infor in table I, the 
dimensions of the unit cell of sigma in the Fe-C1 
(50-50) alloy are: a 8.66 kar, b 6.21 ka, and 


Table Ll. Orthorhombic Indexing of Various 


Fe-Cr 


3702 0.3563 m 
848 0.3756 w 


4728 0.4597 vw 


5070 
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Sigma Alloys 


Fe-V Ce-V 


sin sin sins sin sin’ sin? 
Caleu-  Ob- Caleu- Ob- Caleu-  Ob- Caleu- 
lated served lated served lated served lated 


0.0812 vw 0.0793 | 0.0788 w 0.0802 0.0777 vw 0.0786 
0.0943 vvw 0.0962 0.0964 vw 0.0956 0.0949 vvw 0.0960 


0.1060 vvw 0.1024 


0.1274 vw 0.1162 1199 


0.1790 vw 0.1816 


282 0.2364 Vv 0.2212 


0.1259 vvw 0.1304 0.1358 vvw 0.1328 | 0.1341 w 0.1328 


0.1441 0.1494 | 0.1480 0.1482 


0.1480 0.1473 0.1541 0.1502 


0.2640 


0.1563 vvw 0.1557 0.1563 vw 0.1566 

02534 0.2446 w 0.2446 0.2489 m 0.2490 | 0.2446 m 0.2478 
| 

0.2784 10.2797 m 0.2784 


2918 , 0.2811 0.2825 0.2850 

1042 0.2932 m 0.2934 0.3017 m 0.2988 0.2989 s 0.2988 
i216 0.3106 m 0.3103 0.3167 m 0.3161 0.3106 vw 0.3162 
404 0.3270 m 0.3292 | 0.3336 m 0.3264 m 0.3348 
628 0.3394 s 0.3401 | 0.3468 s 0.3401 s 0.3442 


0.3516 
0.3714 
0.4138 
0.4600 
0.4542 


0.3830 


w 
224 0.4083 w 0.4171 w 


0.4647 


0.4648 


0.4694 
0.4702 


0.4709 
0.4876 


0.4755 
0.4922 


0.4693 
0.4879 


0.4794 
0.4967 


312 


6552 


6974 


0.6191 
0.731 


0.6123 


0.7339 


0.7205 


0.7992 0.8026 0.8055 0.8046 


8208 0.8019 m 0.7952 | 0.8158 vw 0.8108 0.8055 w 0.8080 


8450 0.8183 w 0.8150 0.8301 w 0.8300 
8526 

0.8183 w 0.8148 0.7930 m 0.7960 
8510 0.8196 m 0.8148 
8624 0.8314 0.8319 0.8435 vw 0.8473 0.8475 0.8474 


0.8669 w 0.8607 | 0.8828 vw 0.8809 0.8842 w 0.8858 
0.8462 w 0.8474 
0.8586 vw 0.8550 


8669 
0 8669 
0.8798 


0.8605 
0.8658 
O.8776 0.8828 vw 0.8848 


0.8974 0.8993 


0.9019 vvw 0.8990 
0.9004 vw 0.9027 0.9157 vw 0.9193 
0.9233 w 0.9252 
150 | 0.9157 vw 0.9074 0.9328 vw 0.9279 0.9328 w 0.9312 
9560 0.9279 vw 0.9293 0.9438 vw 0.94236 


9004 


9279 wv 


0.8993 


0.9293 0.9438 0.9462 


c 5.18 kx units. From this data, in which no cor- 
rection for absorption has been made and taking the 
density p 7.600 + 0.005 (ref. 1), the calculated 
number of atoms per unit cell is 23.82. 
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0.1150 


111 0.1001 vw 0.1014 ‘ 
210 
: 10 0.1916 vw 0.1885 0.1751 vw 0.1751 
201 
002 
102 0.2088 vw 0.2118 . 
O12 
020 
211 
120 
io 0.2895 0 289% 0.2684 0.2891 s 
030 0.3070 0.3089 2811 0.2799 0.3061 m 
we 130 2 0.2205 0.2954 0.2959 202 r r 
21 0.3405 wl 12 m 0.3145 174 m 0 
0 4 0 0.2237 0.3260 0.3523 0 
701 710 0.3420 0.3697 n 0 i 0.3631 0.3533 vw 
12 O2911 0.2905 0.1567 0.3595 0.3885 w 0 0.3769 O.3777 vw 
Y. 231 0.4253 « 0.4226 0.7889 « 0.32900 0.4228 w 0.4 0.4150 0.4097 vw 
402 0.4766 0.4752 0.4720 vw 0.4572 0.4586 vvw 
113 0 5055 0 5054 0.4586 vvw 
601 0.6260 m 0.6221 * 
22 0 4895 0.491 0.4871 vw 0.4862 | vw | | vw 0.4725 vvw 
20 0.5048 ww | vw vw 0.4725 vvw * 
21 0 iy 0.5564 
06m 
4 611 O.7131 w 0.7034 0.6584 w 0.6532 
41 0.74 0.7445 0.6805 0.6877 0.7424 vw 0.7460 w ©.7204 vw 
P 2 o.74 0.7441 0.6805 0 683 0.7194 w 0.7292 
0.7736 vw 0.7750)| 0.7173 vw 0.7108 
1 0 7881 0.7838 
004 0.7760 m 0.7776 
d 233 0.8906 0.8266 0.7623 m 0.7588 
621 0.7992 vw 0 8045 0.7980 vw 0.8102 
mi 050 08481 w 0.8425 0.7770 w 0.7775 0.8455 m 0 
700 0.8481 w 0.8428 0.8529 vw v0 
th 204 
4253 0.8529 vw 0 
150 0.8601 08597 0.7876 0.7935 0.8628 r 0 
710 0 8600 
0.8646 0.8649 0.8052 w 0.8678 
42 18646 w 0.8645 
204 B77 O.B768 
42 0 898 ono 0 8269 0.8260 
19118 09126 0 72 w 0.8388 0 8982 
024 0 72 0.8388 0.9128 vw 
620 0.8522 wv 0.8559 0.9275 m 0.9306 
if 250 
oo 
711 0 8682 vw 0.8612 0.9485 w 
= 7 622 09495 1 0.9460 0 8850 w 0.8848 0.9580 w 0 
us O4 0.9624 0.9628 0.8850 w 0.8816 
ery weak, vvw ver very weak 
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Woman's Auxiliary Dinner in New York 


All members of the AIME are cordially invited to 
attend a dinner of the New York Section of the 
Woman's Auxiliary, American Institute of Mining 
and Metallurgical Engineers, to be held on Wednes- 
day, Oct. 25, 1950, at the Engineering Woman's 
Club, 2 Fifth Ave., New York City. Speaking on the 
subject, “Untapped Manpower: The Handicapped in 
Mobilization”, Dr. Howard A. Rusk, Associate Editor 
of the New York Times; Professor and Chairman of 
the Department of Physical Medicine and Rehabili- 
tation, New York University-Bellevue Medical Cen- 
ter; and Consultant in Rehabilitation to the United 
Nations, will discuss the rehabilitation program at 
the Medical Center with which he is associated. He 
was Director of the Army Air Force war-time re- 
habilitation program and received the Distinguished 
Service Medal for his outstanding achievements 

More than usual interest is expected in Dr. Rusk’s 
address, since the Woman's Auxiliary has had a large 
share in this work since its organization at Bellevue 
Dinner reservations, at $3.25 per person, will be han- 
dled by Mrs. Clifford Bowden, Jr., 2104 Albemarle 
Terrace, Brooklyn 26, N. Y 


Errata 


Earle E. Schumacher, chief metallurgist of Bell 
Telephone Laboratories, Inc., will deliver the Fall 
Lecture of the Institute of Metals (London) during 
the week of Sept. 15, 1950, instead of before the Brit- 
ish Iron and Steel Institute, as indicated on p. 1075 
of the September issue of JouRNAL OF METALS 


Oct. 3-5, American Institute of Electrical 
Engineers, Baltimore. 


Oct. 4-6, AIME, Petroleum Branch, phia. 


Roosevelt Hotel, New Orleans. 
Oct. 5, AIME, Ajo Subsection, Ajo, Ariz. 
Oct. 5-7, Canadian Institute of Mining 
& Metallurgy, district no. 4, annual Oct. 22-2 
convention, 
Oct. 11-12, AIME, Industrial Minerals 
Div., Rocky Mt. Section, El Paso 
Texas 
Oct. 12, AIME, El Paso Metals Section, 
Ie 
El Paso, Texas ater, Chicago 
Oct. 12-18, AIME, Southern California 


Section, Metal, Mining, and Petroleum 
Branches, Elks Club, Los Angeles. 


Biltmore Hotel 


Oct. 138, AIME, Southwestern Section, 
Open Hearth Committee, Iron and Steel ct. 27, AIME, 


Div., Houston, Texas. Traylor Hotel 


Oct. 15-14, Seuth Dakota Conference on 
Industrial Kesearch & Development, 
annual conference, Alex Johnson Hotel, 
Rapid City, S. Dak 


Oct. 16-20. National Safety Congress and 


Annual Meeting Paper Deadline 


Oct. 15, 1950 is the deadline for all Institute of Metals, 
Extractive Metallurgy, and Iron and Steel Division papers 
to be preprinted for the Annus! Meeting to be held in 
St. Louis, Feb. 19 to 22, 1951. 

The size of the AIME Arnual Meeting necessitates two 
hotels in St. Louis. Metals Branch activities will be at the 
Hotel Statler. Mining Branch headquerters and the ban- 
quet will be at the Hotel Jefferson. 


Coming Events 


Oct. 20, AIME, Eastern Section, Open Nov. 15, AIME, Mining Branch, South 
Hearth Committee, Iron and Steel Div., 
fall meeting, Warwick Hotel, Philadei- with AAPG 


Oct. 20-21, Engineers’ Council for Profes- 
sional Development, annual meeting, ham Lincoln, Springfield, Il 
Hotel Tudor Arms, Cleveland. 


Red Lake, Ont metal and nonmetallic convention, 
Los Angeles. 


Oct. 23-25, AIME, Coal] Div., and ASME, 
Fuels Div., Hotel Statler, Cleveland. 


Oct. 23-27, National Metal Congress and Hotel Statler, New York. 

Exposition, International Amphithe 
Participating organi- 
zations: AIME, Headquarters, Hotel 
Sheraton; ASM, Hea 
House; American 
Headquarters, Hotel Sherman; Soctety 
for Non-Destructive Testing 


Lehigh Valley Section 
Allentown, Pa Jan. 15-17, 1951, AIME, Minnesota Sec- 


Palmer 


Oct. 27, AIME, Southern Ohio Section, 
Open Hearth Committee, Iron and Steel 
Div., annual meeting, Deshler-Wallick 
Hotel, Columbus, Ohio Jan, 15-18, Plant Maintenance Show, 


Nov 1-3, Industrial 


James Draper Francis—Rand Medalist 


Announcement was made at the Aug. 15 joint 
meeting of the Executive and Finance Committees 
that Howard N. Eavenson, Chairman of the Rand 
Foundation Award Committee, had recommended to 
the AIME Board of Directors that the Rand Medal for 
Mining Administration for 1950 be awarded to James 
Draper Francis of Huntington, West Virginia, Chair- 
man of the Board of Directors of Island Creek Coal 
Company and Pond Creek Coal Company and various 
affiliates, with the following citation: 

“For successfully administering coal properties for 
more than thirty-five years until these two compan- 
ies have become one of the largest and most success- 
ful units in the coal industry; for opening and man- 
aging new properties, for improvements in marketing 
and business methods, for his general interest in all 
industrial matters, his continued interest in research 
and his excellent citizenship in promoting not only 
his own, but all other interests in his general com- 
munity.” 

The report was accepted, and the recommendation 
of the Committee was approved 


v ern California. Section, joint meeting 


Nov. 17, Illinois Mining Institute, annual 
coal meeting and banquet, Hotel Abra- 


Nov. 24, AIME, Central Applachian Sec- 


22-24, American Mining Congress, tion and W. Va. Coal Mining Aassn., 


annual meeting, Greenbrier, White Sul- 
phur Springs, W. Va 


Nov. 26-Dec. 1, American Society of Me- 
chanical Engineers, annual meeting, 


Nov. 27-Dec. 2, National Exposition of 
Power & Mechanical Engineeriog, 
Grand Central Palace, New York. 


Dec. 7-9, AIME, Electric Furnace Steel 
Conference, Iron and Steel Div., Hotel 
William Penn, Pittsburgh. 


elding Soctety, 


tion, annual meeting. Mining sympo- 
sium conducted by Center for Contin- 
uation Study, University of Minnesota. 


Management So- Auditorium, Cleveland 


Exposition. Industria] safety sessions ciety, Management Engineering Clinic Feb. 18-22, AIME, annual meeting 
Stevens, Congress, and Morrison Ho- Sheraton Hotel, Chicago Jefferson Hotel; Metals Branch ses- 
tels; traffic safety, Congress; cornmer- Nov. 3, AIME, Pittsburgh Section of sion, Statler Hotel, St. Louts. 
cial vehicle, farm and home safety, La Open Hearth Committee, Iron and : 

Mar. 13-16, National Assn. of Corrosion 


Salle; school, Merrison Steel Div and 


Div., fall meeting, Norman, Okla. 
Nov. 14, AIME, 


Oct. 18-19, National Conference on In- 
dustrial Hydraulics, annual meeting Div 
Sherman Hotel, Chicago 


Buffalo 


Pittsburgh Sectiun, 
AIME, an meeting 
Oct. 17-20, AIME, Industrial Minerals Pittebureh William Penn 


Buffalo Section, Open Apr. 2-4, 
Hearth Committee 
all-day meeting, Statler Hotel, 


Engineers, 1991 conference and exhibi- 
tion, Hotel Statler, New York 


AIME, Open Hearth and 
Biast Furnace, Coke Oven and Raw 
Materials Conference, Iron and Stee 
Div., Statler Hotel, Cleveland. 


Iron and Steel 
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C. S. Barrett 


Charles Sanborn Barrett, research professor at the 
Institute for the Study of Metals, University of Chi- 
cago, has been named recipient of the Francis J. 
Clamer Medal by the Franklin Institute. The award 
is made at least once in five years for meritorious 
achievement in the field of metallurgy. Dr. Barrett 
has been engaged in the study of metals for 25 years 
and is an authority on the study of metallic crystal 
structures by X-ray and perfected his own advanced 
X-ray microscopic methods for this purpose 


Robert M. Goldhoff has joined Battelle Memorial! In- 


stitute as a research engineer 
Robert D. Bradford, general manager of American 
Smelting & Refining Co. in Utah, was appointed 
general manager of the company’s western depart- 
ment, a territory covering all AS&R plants west of 
Omaha. Mr. Bradford will continue as president of 
the Garfield Chemical & Mfg. Co. W. G. Rouillard 
was made manager of the Garfield plant. He had 
previously been operating plant managet 

Jack T. Putnam is now district sales manager for the 
Kaiser Aluminum & Chemical Sales, chemical divi- 
sion, Los Angele He was recently transferred from 
the Seattle office 


now assistant test engineer in 


Andrew C. Batten | 
research and development for the American Car & 
Foundry Co., Berwick, Pa 


Charles L. Carlson has accepted a position in the re- 


search department of Firth-Sterling Steel & Carbide 
Co., McKeesport, Pa. He had worked for approxi- 
mately 10 years in the chemical and metallurgical 


department of the Elliott Co., Jeanette, Pa.. and re- 
cently graduated from Carnegie Tech, Pittsburgh 
with a B'S. in metallurgical engineering 


Obituaries 


R. B. McCauley, Jr 


H. B. Myers 


Roy B. McCauley, Jr. has joined the staff of the 
welding engineering department at Ohio State Uni- 
versity, Columbus. He was formerly a member of the 
department of metallurgical engineering at the Il- 
linois Institute of Technology 


Howard B. Myers, formerly technical director for the 
Roll Mfrs. Institute, Pittsburgh, has accepted a po- 
sition as metallurgical engineer for the S. H. Bell 
Co., Pittsburgh. He will be engaged in selling ferro- 
alloys and pig iron 


Louis C. Ball has been named assistant to the general 
manager of Kaiser Gypsum, a division of Kaiser In- 
dustries, Inc 


Norman F. Tisdale, Jr., recently joined the Molyb- 
denum Corp. of America, Pittsburgh, as a metallurgi- 
cal engineer. He returned from a 6-weeks trip to 
Europe visiting steel works and ferroalloy companies 
in 6 countries 


Bruno B. A. Luzzatto was recently appointed special 
assistant to the Chief of Missions, ECA, U. S. Em- 
bassy, Rome. He is expected to remain abroad for 
approximately one or two years 


Charles H. Parcells has been appointed an instructor 
in metallurgical engineering at Illinois Institute of 
Technology. He recently received his master’s degree 
from that Institute 


James A. Clark is employed by Pratt & Letchworth 
Co. as assistant superintendent of melting 


Clarence B. Randall, president of Inland Steel Co 
has become a member of the firm’s 25-year group, 
having been with the company for a quarter century 


Harold S. Arnold ‘(Member 1945), former assistant to 
the president, International Nickel Co., Inc., died 
suddenly on Au 7. Mr. Arnold was born in North 


19, 1886. In 1902 he attended 


Abington, Mass. on Oct 

Phillips Exeter Academy, and graduated from MIT 
in 1910. Followh raduation he joined U. S. Smelt 
ing, Refining & Mini: Cr 1 miner at Kennet 
Cal. For the next few year le Was engaged in gen 
eral mining activitic California, Ariz and 


Mexico. In 1914 he joined Inte itional Ni | Co.'s 


physical testing lab in Bayonne, N. J. When the op- 
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erating and technical department at Bayonne was 
formed, Mr. Arnold was made assistant to the super- 
intendent. He worked in the planning and construc- 
tion of the company’s Huntington works in Hunting- 
ton, W. Va. and later became production manager of 
that plant, operating from the New York office. In 
1935 he was appointed technical assistant to the vice- 
president and in 1949, technical assistant to the 
president. During the past 15 years he had acted as 
technical advisor on all motion pictures produced 
by the company 
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Samuel Alfred Taylor 
An Appreciation by Newell G. Alford 


Ending 62 years of devotion to his profession, the 
Institute's 47th President, Samuel Alfred Taylor, died 
on August 20th after a brief illness at his home 
in Pittsburgh, Pa. While his active interests in en- 
gineering and coal mining were broad in an inter- 
national sense, he was a leader in the educational, 
religious, and civic development of his native com- 
munity. 

A western Pennsylvanian throughout his 86 years, 
Mr. Taylor was born in North Versailles Township, 
Allegheny County, on October 24, 1863. Educated lo- 
cally, he graduated from Western University of Penn- 
sylvania, now University of Pittsburgh, in 1887 with 
the degree of Civil Engineer and at the same uni- 
versity was awarded the degree of Doctor of Science 
in 1919. Beside being one of his Alma Mater’s oldest 
graduates, Mr. Taylor served as vice-president of its 
Board of Trustees for many years. He acted as Dean 
of its School of Mines from 1910 to 1912, inclusive, 
while continuing his consulting practice 

Before establishing his consulting practice in Pitts- 
burgh in 1905, Mr. Taylor served in many phases of 
structural, municipal, and mining engineering and was 
employed in the engineering departments of Carne- 
gie Steel Co. and the Pennsylvania Railroad. With 
seasoned experience and understanding in his field, 
his judgment became acknowledged by the district's 


Proposed for Membership — Metals Branch AIME——— 


contemporary masters in steel, coal, and banking. His 
reminiscences were studded with gems from his per- 
sonal experiences with these men. 

Mr. Taylor joined the Institute in 1905. His term 
as President of the Institute in 1926 marked the sub- 
stantial beginning of active interest by coal mining 
engineers in Institute affairs. He served as an Insti- 
tute Director from 1915 to 1920, inclusive, and again 
in 1927 and 1928. At his death, he ranked next to Mr 
Herbert Hoover as the Institute’s senior Past Presi- 
dent 
Mr. Taylor had been President of the Coal Mining 
Institute of America in 1911, of the American Mining 
Congress in 1912, and of the Engineers’ Society of 
Western Pennsylvania in 1913. 

Mining engineers, personal friends and his associ- 
ates in educational work will remember Samuel Al- 
fred Taylor for his inspiring ideals, the high standard 
of his ethics and for his friendly and stimulating 


counsel. 


NECROLOGY 
Date 
Elected 
1937 Alfred H. Bebee 
1945 Henry A. Curtis 


Date of Death 


Unknown 
July 22, 1950 


Name 


1929 Samuel Haskell June 27, 1950 
1899 Ernest A. Hersam June 24, 1950 
1947 Herman Shaw Unknown 

1905 Samuel A. Taylor Aug. 20, 1950 


Total 


AIME membership on July 31, 1950, was 16,466; im 
addition 4261 Student Associates we 


e enrolled 


ADMISSIONS COMMITTEE 


E. C. Meagher, Chairman; Albert J. Phillips, Vice-Chat 
man; George B. Corless, H. P. Croft, Lloyd C. Gibson, Ivan 
A. Given, F. W. Hanson, T. D. Jones, P. Malozemoff, Rich 
ard D. Mollison, and John Sherman 

Institute members are urged to review this list as soon as 
the issue is received and immediately ¢ oire the Secre 
tary’s office. night message collect, if objection is offered 
to the admission of any applicant Details of the objection 
should follow by mail The Institute desires to extend 
its privileges to every person to whom it can be of service 
but does not desire to admit persons unless they are 
fied 

In the following list C'S means chance of status; RK ‘ 
instatement; M, Member J. Junior Membe AM, Associate 


Member; S, Student Associate 


qual 


Alabama 
She ffiield--Sherwin, Ralph S., Jr. (M) 


Connecticut 

Derby —-Stokesbury Jr Charles Her 
E. Hartford—Falcone, Alfred S. (J) (C'S 
New Haven—Kaveney, Thomas F. (J) (C S--S-J) 
Suffield O'Malley, F. W. (C 


District of Columbia 
Washington Brotzen, Franz R. (CS 


Florida 
Gulfport Brown, John Archib 


IHinois 
Chicage Craig, Walter F Jr. (M) MeCune John BP. tA 


Louisiana 
Lafayette Law, James W. (C S-S-J 
New Ibena Buckner, Gene E M 


Maryland 
Dundalk Jonas, Ernest A J Cc 


Massachusetts 
Marblehead” Kellev. George Henderson 


Michigan 
Fiint—Walker, Walter W. (J) (C S—S-J 
Paul, Robert N 


Pontiac 


Missouri 


Kansas Litman, Arnold P. (J) 


New Jersey 


Collingswood Hurlebaus, Richard P. (J S—S-J) 
South Riwer—Edmunds, Edward K. (M). 

New Mexico 

Hurley—Gage, Walter L. (J) S-J) 

New York 

Brooklyn —Corigliano, Horace J. (J) 


Hastings-on-Hudson-— Brow Darwyn |. (M 


New York —Dastur, Minu N. (M) (C S--S-M 
Ohio 

Cleveland—Cox, Cecil T. (M) S-A-M) 
Dayton—Stoll, Richard E. (J) S—-S-J) 
Steubenville Coulsor Albert C. (J) (C S-S-J 


Oregon 

Troutdale--White, Gordon E. (J 
Pennsylvania 
Monaca—Doelling, Robert F 
Palmerton—Hurst, Thomas L. (M 


Pittsburgh—Tisdale, Norman F., Jr. (J) (C 
York Bernhardt, Hat H. (C’/S-S-J 

Tennessee 

Maryville —-Yerger, John D., Jr. (J) 
Texas 


El Paso Cronin, John Aheart J 


Houston Shapiro, Robert Marvir 


Alaska 
inchorage Cutting Audre 1 (A 


Brasil 
Rio de Janeiro Aru I \ 


YVontreal Walst John Heritage (J c/s j 
Ontario Cupp, Caly Rober (C/S-S8-J Hay. Robert 
H. «M Jarre Johr ederick (J Cc S--S-J Newton 


George J S-S-J 


Mexico, Dt 
Bi Hurley, Harold Franci M A-M 


Netherlands 


Findhoven—Rathenau, Gerhart (M 
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Here is the up-to-date instrument metallographers have been waiting 
tor many years ahead in simplicity and convenience of operation 


With the AO Metaliograph you perform every operation while 
sitting comfortably at a modern desk compose the picture on the 
ground glass screen right in tront of vou focus the camera auto 
matically while you examine the specimen through the monocular 
or binocular microscope take notes, change magnification, adjust 
with unbelievable speed, case, 


the lamp, make the exposure—al 
and precision. And from start to fintsh you need not move from your chair 

The AO Desk-Type Metallograph encourages better quality and 
greater uniformity of results. Every user or potential user of metallo- 
graphic equipment should learn more about this new AO instru- 
ment. For your copy of our descriptive 12-page catalog write Dept 


Kis 
A Few among Many New, Exclusive Features: 


@ Automatic Optical Focusing 


@ Cho of Monocular or Binocular Bodies 

@ Objectives on Revolving Turret 

@ Two Lamps— Visual and Photograph 

@ Arc or Ribbon Filament Photographic Lamp 


@ Autotocus Coarse Adjustment Stop 

@ Ball Bearing Fine Adjustment 

@ Graduated Ball Bearing Mechanical Stage 

@ Quick Selection of Magnification Without Charts 


See the Rew AO Metaliogr opt 
Optical 


October 23-77 
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INSTRUMENT DIVISION « BUFFALO NEW YORK 


Manufacturers and Designers of Precision Industrial Optical Equipment 


6 THE COMPLETELY NEW 


en AND DIFFERENT 
@ DESK-TYPE 


METALLOGRAPH 


Supplementary Reading For 
Metallurgists and 
Smelter Operators 


In the publication of Mining En- 
gineering, the journal serving the 
Mining Branch of AIME, there have 
appeared during 1950 several arti- 
cles that may have a borderline in- 
terest to subscribers of the JoURNAL 
or Metats. These articles deal main- 
ly with the processing of metal- 
lic ores at the mine, prior to smelt- 
ing and refining. However, as these 
processes quite often determine the 
required subsequent processes, met- 
allurgists and smelting plant men 
are vitally concerned. The titles of 
such articles, the authors, the 
month of their appearance in Min- 
ing Engineering, and a brief sum- 
mary of their contents are pub- 
lished as a guide in checking back 
on this information. 

Measurement of Equilibrium Forces be- 
tween an Air Bubble and an Attached Solid 
in Water, T. M. Morris 

The forces acting between a 
small rod, one end of which was 
made water repellent, adhering to 
a much larger air bubble in water 
were measured. An equation is de- 
duced, which correlates these forces 
and the influence of each force is 
discussed. The importance of the 
size of bubbles in a flotation cell is 
emphasized. January, 1950 

Developments in the Application of Acti- 
vated Carbon to Cyanidation, E. H. Crab- 
tree, Jr.. V. W. Winters, and T. G. Chapman 

This paper traces the experi- 
mental and pilot plant work com- 
pleted by the authors since 1939 
including the various methods 
which have been developed in ap- 
plying coarse activated carbon to 
cyanidation. The methods and re- 
sults developed by the authors in 
desorbing gold and silver from car- 
bons are given and the possibilities 
for the re-use of the desorbed car- 
bons are discussed. February, 1950 

Organizing and Financing Cooperative 
Research, Elmer R. Kaiser 

Cooperative research is an estab- 
lished and important activity of 
modern business by which whole 
industries can advance on a broad 
front. The economy of jointly spon- 
sored research as well as the lim- 
ited research talent available di- 
rect attention to the advisability 
of projects in which a number of 
companies participate 

After outlining the growth of in- 
dustrial research, the paper dis- 
cusses one successful method for 
organizing and financing group re- 
search programs. A systematic pro- 
cedure is advocated by which en- 
gineers and scientists can bring to 
management practical plans for co- 
operative research and develop- 
ment programs. March, 1950 

Development in the Use of Steel for 
Underground Support, F. J. Haller 

The need for permanent, fire- 
proof support indicated structural 
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steel sets. Experience over the past 
six years, involving more than five 
miles of permanent underground 
openings, has proved that steel is 
permanent, safer and, in the long 
run, cheaper than either treated or 
untreated wood supports. Excava- 
tion is reduced, as are installation, 
transportation, and handling costs 
A number of hazards are reduced 
or eliminated by the use of steel 
April, 1950. 


Corrosion Resistant Materials and Coat- 


ings in Trail Chemical Operations, E. A. 
Colls 

Discusses corrosion Trail 
chemical plants producing am- 


monia, sulphuric, nitric, and phos- 
phoric acids, ammonium phos- 
phates, sulphate and nitrate, to- 
gether with miscellaneous allied 
material problems and their solu- 
tion using erosion or corrosion 
proof materials. Conclusion, that 
for work of this nature, most costly 
material may well be cheapest in 
the long run. April, 1950 

Use of an Induced Nuclear Reaction for 
the Concentration of Beryl, A. M. Gaudin 
John Dasher, James H. Pannell, and Wilfred 
L. Freyberger 

A new sorting process for beryl- 
lium minerals is described. This 
depends upon emission of neutrons 
by gamma rays, a nuclear reaction 
which is specific for beryllium at 
the appropriate energy level. Sig- 
nals given by neutrons when ore 
passes on a belt are changed to 
mechanical commands through 
amplifiers and other electrical 
equipment. April, 1950 


The Burt Filter, W. G. Woolf and A. Y 
Bethune 

Filtration of hot (60°C) supersat- 
urated zinc sulphate solution ‘sp 
gr 1.540) from slimy leach residues 
at the electrolytic zinc plant of 
Sullivan Mining Co., Kellogg, Idaho 
is described. Separation of liquids 
and solids in the finished leach is 
by Burt filters modified to meet 
conditions of high-acid, high-den- 
sity process for electrolytic zinc 
Operating characteristics of the 
Burt filter on this pulp are pre- 
sented. May, 1950 


Kaolin Production and Treatment in the 
South, Paul M. Tyler 


A general view of the kaolin in- 
dustry of the country is given with 
special emphasis upon wet methods 
of beneficiation. Whereas dry mill- 
ing procedures have become well- 
standardized. wet treatment tech- 
nique differs widely and each com- 
pany has its own flow-sheet. Owing 
to the policy of secrecy in this 
highly competitive industry plant 
descriptions are ruled out but 
methods and equipment employed 
by major producers are discussed 
for the principal treatment steps, 
crushing, blunging, grit removal, 
fractionating the clay, bleaching, 
filtering. and drying. May, 1950 


Operator using the new Model 
1506 low speed polisher 
Section of laboratory equipped 


No 


with No. 1251 Duo Belt Sander 
—No. 1700 Electro Polisher 
No. 1315 Press 


1505-2AB Low Speed Polisher 


THE BUEHLER LINE OF SPECIMEN 
PREPARATION EQUIPMENT INCLUDES 


MEN MOUNT PRESSES @ POWER 
PAPER 
GRINDERS e@ HAND GRINDERS 


GR 


CUT-OFF MACHINES @ SPECI 


INDERS e@ EMERY 


@ BELT SURFACERS @ MECHAN 


ICAL 


POLISHING CLOTHS @ 


ISHING ABRASIVES 


POL 


AND FLECTRO POLISHERS 


METALLURGICAL 
LABORATORY 
EQUIPMENT 


provides the metallurgist 
with the most complete line of 
modern designed precision 
machines for specimen mount- 
ing and preparation available any- 
where in the world. This finely made 
equipment has been developed through 
a thorough understanding of the 
requirements of the metallurgist and a 
rigid insistance on perfection in the 
mechanical design and construction of 
each item. 


Everything needed for metallurgical 
testing from cut-off machines, moulding 
presses, and grinders to the mechanical 
or electrolytic polishers is included in 


the Buehler line 


In setting up cornplete laboratories or 
adding items to present equipment the 
metallurgists will find in the Buehler 
line of coordinated equipment every- 
thing needed for producing the best 
work, with speed and accuracy. 


Write for bulletin of new equipment or 
information on any specific item. We invite 
correspondence relative to setting up com.- 
plete laboratories suitable for any par- 
ticular requirement 


Exclusive U S$ agents for Amsler and Chevenard Testing Machines 


Buckler Ltd. 


A PARTNERSHIP 
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METALLURGICAL APPARATUS 
3165 WEST WACKER DRIVE, i : 
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wrought steel—cast steel—malleable 
iron—cast iron—small additions of Ferro-Boron lead 
to economy and better performance. Boron alloys are 
useful in deoxidation processes. In the spraying and 
welding of metals also, Boron has important uses. 
Scarcer elements like molybdenum, tungsten, 
chromium, and nickel can be employed more sparingly 
if Boron is judiciously added. Very small percentages 
improve hardenability and strength to a marked degree. 
A new patented method developed by the 
Molybdenum Corporation (U.S. Patent 2509281) in- 
corporates Boron in iron and steel more economically 
and with more uniform results than could ever before 
be obtained. Inquiries on any use of Molybdenum, 


Tungsten, or Boron will receive prompt attention. 


MOLYBDENUM 
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CORPORATION OF AMERICA 
Grant Building 


AMERICAN 1 Production, American Distribution, American 
Control, Completely Integrated 


Offices: Pittsburgh, New York, Chicago, Cleveland, Detroit, 
Los Angeles, San Francisco, Seattle 


Sales Representatives: American Steel and Supply Co., Chicago; 
Edgar L. Fink, Detroit; Brumley-Donaldson Co., 
Los Angeles, San Francisco, Seattle 


Subsidiaries: Cleveland-Tungsten, Inc., Cleveland, O.; General 
Tungsten Manufacturing Co., Inc., Union City, N.J. 


Works; Washington, Pa.; York, Pa. 


Mines: Questa, New Mexico; Urad, Colorado. 


Pittsburgh, Pa. 
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MICROSCOPE 


4 


An outstanding instrument 
with special appeal to the 
research worker 
Further detailed information, 
listing many additional as well 
as comparative features, will be 

sent upon request. 


*® A few of the many excellent and exclusive 
features of the new Philips Electron Microscope 
— which renders operating perfection far beyond 
existing models—are listed below 


1. Continuously variable magnifica- 
tion—1,000 to 60,000x; photographic 
enlargements beyond 100,000x. 

2. Resolving power—approximately 
30 angstroms. 

3. Operating voltage—variable up to 
100 kilovolts. 

4. Immediate change-over for elec- 
tron diffraction patterns of pre- 


selected portions of specimen without 
change of pole shoes, specimen trans- 
feral, need for re-evacuation or other 
inconveniences. 

5. Beam oscillator for rapid determina- 
tion of exact focus. 

6. Completely enclosed high voltage 
system precluding effects of moisture, 
dust and altitude. 


Foremost tn vay sence 1896 
G 


NORTH AMERICAN PHILIPS company, Inc. 


\_ RESEARCH and CONTROL INSTRUMENTS DIVISION * DEPT. 1G-10, 750 S. FULTON AVENUE, MT. VERNON, WN. Y. 
IN CANADA: Philips Industries itd, 1203 Philips Squere, Montreal * EXPORT REPRESENTATIVE: Philips Export Corporation, 750 South Fulton Avenyve, Mi. Vernon, N. ¥. 
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ALL NEW DESIGN! NEW SPEED and CONVENIENCE! 
Plus the 


NEW MAGNA-VIEWER! 


) = asked for this instrument! Yow helped specify its new 
convenience features. Exclusive features like these: Strazght- 
Line and 
eyepiece are all in one line, for easy 
controls are within easy 


stage, 
direct observation; 


Observation —Magna- Viewer, microscope 


Centralized Controls—ALI sight 
and reach of seated operator; New Fine Adjustment Mechan- 
ism —Craduated knob measures travel 
lash-free motion; lmproved Heavy-Duty Mechanical Stage built 
on ball bearing rotatable support. Elevating Device (patent 
ipplied for) eliminates coarse adjustment — permits quick 


. smooth, back- 


inter-change of objectives, retaining focus! Visual Ilumina- 
Improved S\stem and Heat 
Sistem —Swing-out filter . New heat-absorbing 


glass replaces the water cell; Solid Cast Optical Bed—Pro- 


tor is built-in thsorhbine 


holders 


vides sturdy, shock-absorbing support for camera, micro- 
scope and light source with greatly increased image sta- 
bility. PLUS the New Magna-Wiewer—Projects bright, 
magnified screen images; ideal for prolonged observation, 
such as grain-size work and dirt counts . . . eliminates 
fatigue, results in better, faster work. 

This is it... the metallograph which gives you the econ- 
omy of limited capacity instruments with many performance 
advantages of the highest-priced metallographs . at an 
initial cost in the medium range. This is the instrument jou 
want for a// general metallography. 


WO to complete information to Bausch & Lomb 


Optical Co., 787-V St. Paul St. Rochester 2, N. Y. 


Bausch & Lomb METALLOGRAPH 
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Saving’ 


energy for better 


low-cost telephone service 


In the waveguides which conduct microwaves to and from 
the antennas of radio relay systems, current ts concentrate d 
in a surface Laver less than 110,000 inch thick, on the inner 
surface of the waveguide, When these surfaces conduct 
poorly, energy is lost 

To investigate. Bell radio scientists devised exact me th 
ods to explore this skin effect at microwave trequenctes. 

Seratches and corrosion. they found, increase losses 


50 per cent or more. Even silver plating. smooth to the eye. 


contain awire spe 
for surface conductivity. The 
re are excited to resonance by t ' 
genera extreme left. Cor 
is calculated trom frequency value 
by arrel shaped waremeter top 
and re ce curves traced on an 


shoun/ 


can more than double the losses of a polished metal. Very 
smooth ‘ tors, like ke ‘ tropolished copper, are hve 
An inexpensive coat of clear lacquer preserves initial high 


conductivity for many months, 


Fnerev saved inside a microwave station is available 
for use in the radio-relay path outside. So stations can some 
times be spaced farther apart. and there will always be more 
of a margin against fading. Here is another example of the 
practical value of research at Bell Telephone Laboratories 


BELL TELEPHONE LABORATORIES 


A WORKING CONTINUALLY TO KEBP YOUR TELEPHONE SERVICE BIG IN VALUE AND LOW IN COs! 
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Casting sectioned to 
show irregularity which 
radiography detected. 


Aluminum alloy casting 
for a part of a vital 
mechanism. 


Radiograph which revealed imperfection in the casting. 


Radiography helps prevent 
delays in production 


LONG with scores of other castings, this one — sound castings. And, equally important, it is 
£1 becomes part of an intricate mechanism. — a way that not only detects irregularities but, 
Extremely high quality is a must. Machining — at the same time, indicates ways to revise gat- 
is long, complicated, and precise. Should the — ing, venting, pouring temperature, and other 
casting be imperfect, not only the piece and — variables which influence consistently good 
the machining time are lost—the flow of fin- — work. 
ished parts is disrupted and a whole assembly Ask vour X-ray dealer to explain the many 
line delaved. ways radiography can increase your yield and 
This is why it pays the foundry well tocheck — CUt Your costs, 
the casting radiographically. It is the one way EASTMAN KODAK COMPANY 
any foundry can be certain it releases only X-ray Division ° Rochester 4, N. Ys 


Radiography... 
another function of Photography J 
‘Kodalk 
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